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PREFACE TO FIRST EDITION 


This brief account of the nature, manufacture and uses of 

limes and other calcareous cements is an fndeavour to 

• 

present a useful elementary treatise which, while suited 
to the needs of the beginner, shall contain as full an account 
of the subject as is possible, in the limited amount of space 
available; and, as the author believes, contains very little 
that the reader will have to unlearn as his knowledge 
increases. It is, of course, impossible in a volume of this 
size to give a full account of the details necessary to the 
specialist, but the bibliography included at the beginning 
of the work indicates the sources of information available 
for those who desire to know more. 

G. R. Burnell’s treatise on “ Limes, Cements, Mortars, 
etc,” has formed the basis of the present work. Owing, 
however, to the enormous developments which have taken 
place since that hook was written, it has been found 
necessary to rewrite it entirely, and also to make extensive 
additions. Few industries have expanded with such rapidity 
as the manufacture of Portland cement, and the importance 
of this material is likely to increase considerably in the 
future: the manufacture and chemistry of this cement has, 
therefore, been treated more fully than that of any other. 
The analysis, sed also the physical and mechanical testing 
of cement have assumed great importance during recent 
years, and two chapters have therefore been included on 
•this subject. 
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Notwithstanding the gnat developments which havi 
been mad? during recent years in the manufacture o 
cements, especially Portland cement, we have still mucl 
to learn in this direction. A typical modern Portlanc 
cement works, bears but little resemblance to one of twenty 
years ago, and the methods of manufacture and maehineri 
of to-day will be obsolete to-morrow. 

Our knowledge of the chemistry of the calcareou; 
cements has jncreased greatly during the last thirty years 
but, although many points have been elucidated, mucl 
more remains to be done, and neither the constitution o 
cement clinker, nor the phenomena of the setting an< 
hardening of cement have been settled. 

My best thanks are due to the Engineering Standard 
Committee for their permission to quote from the “ Britisl 
Standard Specification for Portland Cement (1915),” an< 
for the loan ol blocks; also to Messrs. Longmans, Green t 
Co., Messrs. Baird 4 Tatlock, Messrs. R. Broadbent & Son 
Ltd., Messrs. The Associated PortlandCement Manufacturer 
(1900), Ltd., Mr, Patrick Adie, and others for the loan o 
blocks. 

ERNEST A. LANCASTER. 

Wimbledon. 



PREFACE TO SECOND EDITION 

The first edition of this book bavin" run out of print, tbo 
author has taken the opportunity to make a careful revision 
before the issue of a second edition. Besides making a few 
minor corrections and additions, the discussion of the 
constitution (and also of the setting; and hardening) of 
Portland cement has been brought up to date, and the 
chapter on the chemical analysis of limes and cements 
has been revised and extended. A separate chapter has 
now been allotted to the varieties of Portland cement, and, 
owing to its increased importance and interest, the new 
Super cement has been dealt with at greater length than 
was considered necessary in the first edition. 

The author is indebted to Mr. \Y. J. Cooper, Mr. J. F. 
Goddard and others for several corrections and suggestions. 

E. A T). 


Vi'lMM.KDON, 
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LIMES AND CEMENTS 

CHAPTER I 

PROGRESS OP DISCOVERY IN THE SCIENCE CONNECTED 
WITH LIMES, ETC. 

The use of some cementing material to bind together the 
sinallstones orothersubstauces employed in the construction 
of walls, and also for the purpose of giving them a smooth 
surface adapted to receive polychromie or other decoration, 
dates from a very high antiquity. It is, however, probable 
that, it was subsequently to the discovery of the art of brick¬ 
making, that the ancients arrived at that of burning lime. 
Indeed, the use of moistened clay, which was found to have 
a certain ductility, and to harden also in drying, was likely 
to have preceded that of lime, as a cement; for the qualities 
and the mode of obtaining the latter were of a nature to 
require long study and great experience. 

The Assyrians and Babylonians appear to have employed 
either moistened clay, or the bitumen so plentifully supplied 
by the springs in their country. Some doubt, however, 
exists as to whether these people did ever really use mortar. 
Captain Mignan sometimes talks of bricks which were 
cemented together with a coarse layer of lime. “ At 
others,” he says, that “ between the brickwork at irregular 
distances a layer of white substance is perceptible, varying 
ffom i in. to 1 in. in thickness, not unlike burnt gypsum 

B 
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or the sulphate of lime. Frem the peculiarly mollified state 
of the brinks I apprehend this white powder is nothing 
more than common earth, which has undergone this change 
by the influence df the air on the clay composing the 
bricks.”. 

The walls of ancient Egyptian buildings were constructed 
of unburnt bricks dried in the sun, and cemented together 
by means of a layf r of moist clay, with or without chopped 
straw. Massive works, however, such, as the pyramids, 
were constructed of blocks and slabs of stone set in mortar 
made of a calcareous cement mixed with sand, and the in¬ 
teriors of some of the pyramids were stuccoed. The nature 
of the mortar used varied considerably. Thus, the mortar 
of the great pyramids is composed of impure gypsum con¬ 
taining 81’5 per cent, of calcium sulphate and 9'5 per cent, 
of calcium carbonate. 1 According to Yicat - true lime 
mortar appears to have been used at Edfu and other places, 
but according to Choisy 3 the Egyptians employed a mortar 
made from burnt' gypsum, and never used lime. It is 
possible that the mortar at Edfu was really made from very 
impure gypsum containing a large percentage of calcium 
carbonate, and that the Egyptians were unacquainted with 
ihe preparation and use of lime. 

The Greeks, at a very early period of their civilization, 
used compositions, of which lime was the base, to cover the 
walls constructed of unburnt bricks. According to I’linius 
and Vitruvius, the palace of Orcesus, the Mausoleum, and 
the palace of Attains were protected, or ornamented, in 
this manner. According to Strabo, the walls of Tyre were 
built of stone set with gypsum, a very common material 
apparently in Asia Minor, and the centre of the old Assyrian 
civilization. The Greeks were aware that #superior mortar, 

1 W. Wallace, Chcm. News, 1865, 11, 185. 

3 L. J. Vicafc, Mortiers c t CimcnU calcaires. Paris, 1828. 

8 A. Choisy, L’art de batir chez les Egyplie ns. PariB, 1904, 
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which was capable of resisting* the action of fresh or salt 
water, could be prepared by adding certain finely ground 
volcanic earths (pozzolana) to the lime and sand. 

In Italy, the first, people who employed mortar in their 
buildings were the Etruscans. Gori, in his Museum Etrus- 
cum, mentions that in the tombs found near tlteir ancient 
cities, such as Iguvium, Clusium and Volterra, the construc¬ 
tions were made with mortar. Near Volttrra also, in 1*739, 
a cistern, entirely built and lined with that material, was 
discovered. A branch of this nation, known un’der tly: name 
of Tyrrhenians, was considered by the Greeks to have 
invented, or at least considerably improved, tire art of 
masonry. The most ancient authors, such as Homer, 
Hesiod, Herodotus, and Thucydides, speak of them under 
that name, and call their walls by the word “ tyrsis,” instead 
of “teiehos,” the. term used by the more modern authors. 
The word “ tyrsis ” is supposed to have had the same 
signification in the Etruscan language; and the towers 
erected for the purpose of fortificatioft were also called 
“ tyrseis ” by the Greeks. 

The Romans, as is well known, derived all their know¬ 
ledge of the arts either front the Etruscans or the Greeks. 
They added little to the general stock of knowledge as 
to the use of limes, but Vitruvius is the first author upon 
the subject whose works have descended to us. The tent 
of this remarkable man’s work shows that the ancients, 
although they adopted a different scientific phraseology 
from that in fashion in the eighteenth century, knew as 
much of the laws regulating this branch of chemistry as 
the moderns of that time. For all practical purposes 
Vitruvius 1 is as safe a guide as most of the authors who 
treated the subjtct subsequently ; at least until wc arrive 
at the researches of M. Vicat. Plinius and St. Augustin 


1 Vitruvius, De Archikcturd , Book II., Chap. V. 
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treat abouj limes and cements. The Romans perfected the 
use of lime mortar; like the Greeks, they were in the 
habit of adding pozzolanic materials to their mortar, and, 
when the natural volcanic materials were not available, 
made usb of powdered tiles or pottery. The quality of 
the mortar employed in building gradually deteriorated 
from Roman times onwards, until the, art of lime burning 
was almost lost. r The quality then began to improve, 
so that by t|ie end of the fourteenth century it was the 
custom *to prepare mortar from well-burnt lime and clean 
sand. Recent researches have shown that these mediieval 
mortars contained a greater proportion of lime than is 
now considered permissible, and there does not appear to 
have, been any systematic method in their preparation. 
When obtainable, preference was given to an aggregate 
consisting largely cl gravelly sand with clean ferruginous 
clay; the latter constituent in some cases represents, as 
much as 19'5 per cent, of the aggregate. The natuie of 
the aggregate, however, varied considerably. 1 

In 1796, Janies Parker introduced the first of the 
natural cements (see p. 99). Portland cement, (see. p. 50), 
the most important of all the hydraulic cements, was first 
made in 1824 by Joseph Aspdin, a bricklayer of Leeds. 

On the revival of literature, after the Middle Ages, the 
authors who treated upon the art of building did little 
more than follow in the traces of Vitruvius. There was 
a difference of opinion as to the. quality of sand which it 
was most advisable to use : some new limes, some pozzo- 
lanas, trass, and ashes, were employed to give to certain 
other limes the faculty of setting under water ; but until 
about the middle of the eighteenth century no advance 
was made towards ascertaining the principle which regulate 
this branch of chemistry. 

1 W. J. Dibdin, Trans, Faraday Soc., 1019,14, 01. 
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It is, indeed, worthy of remark, that the more useful 
arts appear to be carefully studied until tlje* practical 
results they are capable of producing are ascertained ; then 
the rules drawn from such results are received implicitly 
for a long period, and any attempt to ascertain «t,he laws 
which regulate them is regarded as useless. We, the human 
race, appear to attain empirical knowledge quickly ; scien¬ 
tific knowledge arrives at a much later*period. Ho it was 
with limes, and also with the casting and puddling of iron 
—a subject of equal, if not greater, interest. 

The first serious attempt made to ascertain the causes 
which gave some limes the power of setting under water, 
and which modified their rates of hardening, was made by 
the father of civil engineering in England, John Smeaton, 
in 1756. Being at that time engaged in the construction 
of the Eddystone Lighthouse, ho found it necessary to have 
a cement capable of hardening at once iu the water; lie 
therefore began a series of experiments, which are detailed 
in his account, of the building of that wdrk. 1 The results he 
arrived at were very remarkable, not only for their practical 
utility, but also as an illustration of the ease with which 
a very acute observer may stop short on this side of the 
attainment of a great truth. Smeaton found that the com¬ 
monly received opinion that the hardest stones gave the 
best limes, was only true as far as regarded each quality 
considered by itself. That is to say, that of limes not lit 
to be used as “ water cements,” those made of the hardest 
stones were the best for certain uses in the air; but t hat 
whether obtained from the hardest marble, or the softest 
chalk, such limes were equally useless when employed under 
watjr. He found that all the limes which could set under 
water were obtained from the calcination of such limestones 
as contained a large portion of clay in their composition. 

1 J. Smeaton, Narrative of the Building , tic., of the Eddydone 
Lighthouse, Book III., Chap. !V. 
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His experjments led him to use, for the important work 
of the lighthouse, a cement compounded of blue lias lime 
from Watchet, and of pozzolana brought from Civita 
Veechia, near Rome. But Smeaton, after giving a table 
sliowing'that all the water limes were obtained from lime¬ 
stones containing clay in chemical combination, in propor¬ 
tions varying from , : j to T ’,, goes on to say, “ that it remains 
a curious question! which I must leave to the learned natu¬ 
ralist and chemist, why an intermediate mixture of clay in 
the composition of limestone of any kind, either hard or 
soft, should render it capable of setting in water in a manner 
no pure lime, I have yet seen, from any kind of stone 
whatsoever, has.been capable of doing. It is easy to add 
clay in any proportion to a pure lime, but it produces 
no such effect; it is easy to add brick dust , either finely 
or coarsely powdered, to such lime in any proportion also ; 
but this seems unattended with any other effect than what 
arises from other bodies become porous and spongy, and 
therefore absorbent of water as already hinted, and except¬ 
ing what may reasonably be attributed to the irony part icles 
that red brick-dust may contain. In short, I have as yet 
found no treatment of pure calcareous lime that rendered 
it more fit to set in water than it is by nature, except what 
is to be derived from the admixture of trass, puzzolana 
and some ferruginous substance of a similar nature.” 

Smeaton was not alone in attributing the properties 
of hydraulic limes to the presence of ferruginous substances, 
as Belidor 1 recommended the addition of carefully cleaned 
and ground scales from a blacksmith's forge, in order to 
increase the hydraulic properties of lime. 

Although Smeaton’s experiments proved that the 
hydraulic limes owed their power of setting under water 
to the presence of clayey matter in the limestones from 

1 Iklidor, Architecture hydrauhque, Book I., Yol. II., Chap. IX, 1 
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which they were prepaml, his Results were ignored by most 
of the chemists of Ins day, because of the superior chemical 
authority of Bergman, This celebrated Swedish chemist 
had previously found manganese, in a sample of hydraulic 
lime, and, therefore, attributed the hydraulic propertied 
of these limes to the presence of salts of this metal. 1 This 
view was generally accepted by chemists, even Guyton de 
Morveau 2 supporting it in spile of the fact that witlf one 
exception he failed to find any manganese in the French 
hydraulic limes which lie examined, whilst *they all con¬ 
tained clay. De Saussure 3 similarly examined the Swiss 
hydraulic limes and found that they contained clay but no 
manganese, yet be also, oil the authority of Bergman and 
Guyton de Morveau, declared that the presence of manga¬ 
nese was the principal cause of the hydraulic properties 
of lime, though he added that clay could, to a certain 
extent, replace the manganese, but was greatly inferior. 
In 1813, Cullet-Descotds 4 published the analyses of the 
limestone of Senonelies, and of the lime obtained from it. 
Both the stone and the lime contain a considerable amount 
of silica, and Collet-llescotils showed that whilst the 
silica in the lime was soluble in acids, that in the unburnt 
limestone was not, thus indicating that the silica had appar¬ 
ently combined with the lime during the calcination. He 
therefore concluded that the hydraulic properties of the 
lime were due to the compounds thus produced. Five years 
later Vicat 5 published his first memoir on the hydraulic 
limes, in which he proved conclusively that these owed 
their power of setting under water entirely to the presence 
of a suitable quantity of clay in the limestone from which 

' *T. O. Bergman, Opuscula phys. client., 1779 to 1788, 2, 229. 

! L. B. Guyton do Morveau, Acadi'mie de Dijon. 178;7. 

3 T. do Saussure, Voyage dans les Alpes, 3, 192. 

4 Collet-Descotils, Ann . des Mines, 1813, 34. 308. 

# 1 L. J. Vieat, Recherches erpilnnienlales sur les Chaux de Con - 

Itrucliom, les Hiltons ci rnortias Ordinaires. I’aro. 1818. 
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they were prepared, and Considered that the hardening 
of the liiiie was due to the silica of the clay. Since clay 
consists of silicates of aluminium, this view agrees with 
those of De Saussure and Collet-Descotils. Vicat 1 also. 
6ucceedpd in preparing artificial hydraulic limes by 
burning previously prepared mixtures of lime and clay, 
and, later on, by burning mixtures of chalk and clay 
(see'-p. 46). r 

Berthier 2 repeated the experiments of Vicat and con- 
firmed j their' accuracy, and practically the same results 
were obtained by Dumas, Treussart, Gay Lussac, John, 
Pasley,Ansted,and most of the other chemists and engineers 
who investigated this subject. Fremy 3 did not agree 
with Vicat’s conclusions as to the idle placed by the 
calcium silicate, because he found that this substance did 
not set in contact with water, and he therefore considered 
calcium alumina te to be the essential agent in the process. 
This view did not agree with the fact that the best French 
hydraulic limes only contain 2 per cent, or less of alumina. 
Later on, however, Fremy found that although calcium 
silicate did not set in contact with pure water, it would 
set in the presence of free lime, and he therefore concluded 
that the calcium silicate reacted with the lime in the maimer 
of a pozzolana. Winkler 4 suggested that basic silicates are 
formed during calcination, and that in contact with water 
these are hydrolyzed into lime and hydrated lower silicates, 
and this opinion has since been confirmed. Fuchs 5 has 
shown that whilst the crystalline forms of silica arc inactive 

1 L. J. Vicat, des connaissanccs positives aduelles sur 

les qualities, les choix at les convenance nkiproque des mattriaux 
propres d la fabrication des Mortiers et Cements Calc a ires, etc. Paris, 
1828. t 

i P. Berthier, Ann des Mines, 1822 (1). 8, 483. 

3 E. Fremy, Compt. rend , 1865, 60, 993 ; 1868, 67, 1205, 

4 A. Winkler, J. prakt. Chem., 1856, 67, 444. 

§ J. N. Fuchs, Dingl. polyt. Jour., 1883, 49, 271. 
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the amorphous and hydrated forms behave as pozzolanas, 
and combine with lime to form hydraulic ceinegft. 

The study of the constitution of the hydraulic limes, 
especially of Portland cement, and of the processes of 
setting and hardening of these cements, has become flf 
great importance during recent years, following on the 
pioneer work of Landrin, Le Chatelier, Mielmelis and 
others. These questions are attracting the attention of 
an ever widening circle of investigators of the greatest 
ability, and already great advances have Been guide in 
our knowledge of these subjects. This recent work is, 
however, of most importance in the study of Portland 
cement, and is dealt with on page 81. 



CHAPTER II 

CnEMISTRi AND CLASSIFICATION OF LIMES 

Common lime, CaO, is the monoxide of calcium, and, when 
pure, contains 7143 per cent, of calcium and 28'57 per 
cent, of oxygen. Lime does not occur in the free state in 
nature, the, metal calcium always being found combined 
with acids in the form of salts, sueli as the carbonate, 
Ca00 3 , and the sulphate, CaiS0 4 . It may be, prepared 
in various ways, but is always obtained commercially by 
the calcination of the carbonate, by which means the 
carbon dioxide, C(\>. is expelled (see p. 2d). The reaction 
takes place according to the equation— 

CaC0 3 =Ca0+C0 2 . 

The lime thus obtained is known as quick lime or caustic 
lime. As usually obtained, pure quick lime is a white, 
amorphous substance, but it can also be prepared in the 
crystalline form. It is strongly basic and combines with 
acids to form salts. The specific gravity of the amorphous 
variety is 315, and that, of the crystalline form is 3'251. 
The melting point of lime is exceedingly high, above 
3000° 0., so that it may be heated to full white heat without 
fusion, but it facilitates the melting of refractory acid sub¬ 
stances such as silica and alumina, combining with them to 
form salts. Amorphous quick lime readily absorbs water, 
with which it combines to form the hydroxide, Ca(0H) 2 , 
thus— 


CaO l Ho0~Ca(011) 2 , 
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and on this account it is frcqucrfcly employed as a dehydrat¬ 
ing agent. This absorption of water by quick liipfi is known 
as slakiitt], and the resulting calcium hydroxide is called 
slaked lime. In the case of a pure lime the combination 
is effected with the evolution o( a considerable amount of 
heat, and if a little more than the correct amount of water 
(18 parts by weight of water to 50 parts by weight of quick 
lime) is used, the lime crumbles to a perfectly dry pcu'der, 
the excess of water being driven off as steam. In the pre¬ 
sence of moisture lime also absorbs carbon Mioxhje, with 
which it combines to form the carbonate,so that on exposure 
to the atmosphere it not only gradually becomes slaked by 
absorption of the moisture present in the latter, but a 
portion is converted into the carbonate. Such air-slaked 
lime has approximately the composition CaC0 3 Ca(01i)._.. 

Calcium hydroxide is usually obtained in the form of 
a white amorphous powder, which is much less caustic than 
quick lime. The specific gravity of the pure amorphous 
substance is 2'0iS, and that of the crystMline form is 2'23G. 
It is one of the most stable hydroxides known, and can be 
kept at 100° 0. without decomposition taking place, but 
when it is heated to between 530° and 510 if water is 
liberated and quick lime remains behind. 

Quick lime is sparingly soluble in water, and the solu¬ 
bility decreases with increase of temperature. The solution, 
which is known as lime water , is strongly alkaline in reaction, 
turning red litmus blue. It readily absorbs carbon dioxide 
with the formation of calcium carbonate, which is pre¬ 
cipitated from solution. According to Dalton, water will 
dissolve of its weight of quick lime at 15V <’., of its 
weight at 50° C., and of its weight at 1(10" 0. The 
solubility is saiif to vary according to the state of aggre¬ 
gation, and, therefore, according to the method of prepara¬ 
tion, of the lime. Thus, Tawny 1 has investigated the 

. 1 A. Lamy, Ann. Chun, rhys 1878 (v.), 14, 145. 
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solubility of lime prepared,'(a) by heating calcium nitrate, 
Ca(N 0 3 ) 2 ', (b) by heating calcium carbonate, CaC 0 3 , 
and (c) by heating calcium hydroxide, Ca(OH) 2 . The 
number of grammes of lime dissolved per litre of solution 
in eachcase is given below. 


Grammes of lime per litre of solution. 


Temperature. 

*Degs. 0. * 

I From Ca(N0 3 ) 2 . 


0 I 1-302 

10 l'31l 

15 1277 

30 1-142 

43 0-WU6 

(10 I 0 844 

100 o662 


From CaCO,. ! From Ca(OH) 

1-381 i 1-430 

1-342 1-384 

1-200 1-343 

1-162 1-105 

1 005 1 033 

0-868 I 0 880 

0 576 1 0-584 


Dalton states that water will dissolve jfo of its weight 
of slaked lime at, 15 5° C„ jb of its weight at 50° 0., 
and 5 I 5 of its weight at 100° 0. The solubility of the 
hydroxide as found by Maben 1 is given in the table below. 


. 1 

Temperature. 

Paits of water re- 

Temperature- 
Degs. 0. 

Parts of water rc 
quired to dissolve 

l>egs. C. 

1 part CaO. 

1 part CaO. 

0 

759 

55 

1104 

5 

704 

60 

1136 

10 

770 

65 

1208 

15 

779 

70 

1235 

20 

791 

75 

1313 

25 

831 

80 

1302 

30 

802 

85 

1388 

35 

909 

90 

1579 

40 

932 

95 # 

1050* 

45 

985 

99 

1050 

60 

1019 




1 T. Maben, Pharm. Journ 1883 (iii.), 14, 505. 
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According to Lamy 1 the solubility varies according to 
the method of preparation of the hydroxide. It would, 
however, be more correct to say the rate of solubility of 
both the oxide and the hydroxide varies according to the 
state of aggregation, and, therefore, according,to tin* 
method of preparation. * 

If calcium hydroxide be mixed with a small quantity 
of water it forms a paste, which, on exposure to the*air, 
dries and shrinks to a porous mass of no great hardness. 
The paste absorbs carbon dioxide from the*atmosphere, 
thus gradually forming a harder crust of calcium carbonate, 
but this action is superficial in character and does not 
affect the interior of the mass. When preserved from 
atmospheric action the hydroxide, whether in the state 
of dry powder or paste, remains unaltered, even after 
many years (see p. 121). The selling of pure slaked lime 
depends upon this property of drying to a cake of moderate 
hardness, and the hardening of the material is due to the 
subsequent absorption of carbon dioxide from the atmo¬ 
sphere. The process of induration is slow and may never 
be completed, as the external layer of calcium carbonate 
which is first formed protects the interior from further 
action. Such a lime is purely an air lime, as it cannot 
set unless exposed to the atmosphere. The limes used 
for building purposes, however, are made from limestones 
containing more or less impurities, and the behaviour of 
the resultant lime depends upon these, especially upon 
the amount of clayey matter present. 

Clay consists of more or less complex silicates of alumi¬ 
nium ; during the calcination of a clayey limestone these 
silicates are decomposed and the silica and alumina combine 
with' the lime *o form calcium silicates and aluminates, 
and perhaps alumino-silicates, whilst the iron oxide also 
combines with the lime, forming calcium ferrites. 

* 1 A. Lamy, Compl. rend., 187S, 86, 33 i. 
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When a lime containing these constituents is slaked, 
we, not only have the hydration of the calcium oxide to 
consider, but also that of the calcium silicates and alumi- 
nates. The presence of Ihese, constituents considerably 
moderates the violence of the combination of the lime and 
water, and; if present in sufficient quantity, may cause the 
lime to become hydrated without perceptible heat and with 
I>ut*lit.tlc change, in volume. The hydrated aluminatcs 
and silicates of calcium possess the pioperty of setting 
and hardening under water (see p. 81), so that if a lime 
contains these ingredients in sufficient amount it becomes 
a water or hydraulic lime. An ideal hydraulic lime clinker 
should contain just sufficient free lime to completely dis¬ 
integrate by the force of its own slaking, and should not 
contain any free silica or alumina. According to Le 
('•halt her, 1 lime clinker containing four equivalents of lime 
for one of silica would satisfy these conditions if it could 
lx; obtained, but. in practice it is found necessary to modify 
this ideal composition; because, if a limestone of the com¬ 
position calculated to give these propoitions be burnt, it 
is found that some of t he, silica remains uncombined leaving 
an excess of free lime. Moreover, Le Chatelier takes no 
account of the action of the alumina. 

For the purposes of classification we may observe the 
phenomena which attend the slaking and setting of various 
samples of lime. A fresh sample is placed m a small 
basket and immersed in pure water for the space of five or 
six seconds. The basket is then withdrawn, the, excess 
of water allowed to drain off, and the lime emptied into a 
stone or iron mortar, or a porcelain dish. The following 
observations may then be made. 

1. The lime hisses, crackles, swells, gfves off a large 
quantity of very hot vapour, and falls into powder in¬ 
stantly ; or, 

1 H. Le Chatelier, Trans. Amur. Inst. Mm. Eng., 22, 16. 
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2. The lime remains inert, for a period of variable 
duration, but which does not exceed five or six .minutes; 
after which the phenomena above described declare them¬ 
selves energetically; or, 

3. The lime, again, remains inert for five or six minutes, 

or the period of its inactivity may extend to a quarter of 
an hour. It then begins to give off vapour and to nack, 
without decrepitating to any great extent. The slyam 
formed is less abundant, and the evolution of heat is less 
than in the two formei cases; or, ± 

4. The phenomena only commence about an hour after 
the immeision of the lime, and some! imes oven after a lapse 
of time still more consideiable. The lime eiaeks, without 
decrepitation, it gives oil' little steam or heat-; oi, 

5. The phenomena commence at epochs which arc \ery 
variable, and m fan. hardly perceptible, tin* lic.it given 
off is only distinguishable by the touch ; the lime docs not 
fall readily into powder, and at times it does not doso.it all. 

Before the effervescence has entirely disappeared, the 
slaking of the lime should be completed. As soon as (lie 
cracking and falling to pieces begin, water should be poured 
into the vessel, not upon the lime, but bv the side, so that 
it may flow finely to the bottom, from whence if- would be 
absorbed by the portions of the lime m a sufficient! vadvaneed 
state of chemical action to require it. The mass should be 
frequently stirred, and sufficient wafer should be added, 
taking care not to Hood the lime, but merely to bung it, to 
the consistence, of a thick paste. 

Thus prepared, the bine should be left to itself until 
all the inert particles have had time to complete their 
action. The end of this is announced by the cooling of the 
mas:?, and it majilast from two to three hours, or sometimes 
even more. 

The lime should then be beaten up again, and water 
Added, if necessary, until a paste be obtained as firm as 
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possible, but at the same time preserving a certain degree 
of ductility. Its consistence should be equal to that of 
clay ready' to be worked into pottery. A vessel should 
then be taken and well filled with this paste; it should 
be marked and immersed in water, taking note of the day 
and hour of the immersion. 

Careful observations made upon the limes thus treated 
show that they yiay be divided into the five following 
classes, characterized by the phenomena before described: 
namely, 1, tin rich or fat limes ; 2, the poor or lean limes ; 
3, the moderately hydraulic limes ; 4, the hydraulic limes ; 
and, 5, the eminently hydiaulic limes. 

Smeaton used the term water lime instead of hydraulic; 
this practice was followed by most of the earlier English 
engineers, and is still used to some extent. The two terms 
are synonymous, but the modern English custom is to use 
the term hydraulic, and this lias long been the usage through¬ 
out the Continent. 

1. The rich or fat limes are the purest limes obtained, 
and are prepared from the purest forms of calcium carbonate, 
c.y. white marble, white chalk, pure limestones, oyster 
shells and so forth. They slake rapidly with a considerable 
evolution of heat, and yield a large amount of powder, 
sometimes augment ing in volume to more than twice their 
original bulk. If employed without any admixture of 
foreign substances, their consistency even after many 
years’ immersion is the same as on the first day. When 
quite pure they are completely soluble in a sufficient quant ity 
of water, so that if exposed to pure water, frequently renewed, 
the whole of the lime will be dissolved. 

2. The poor or lean limes slake slowly with little evolu¬ 
tion of heat, and yield a comparatively fmall volunJe of 
powder, the increase in volume being very small, if any. 
They do not harden under water any more than the rich 
limes, and therefore must be distinguished from tha 
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hydraulic limes, which also slake slowly and with little 
increase in volume, blit which set under walff. When 
repeatedly treated with fresh quantifies of pure water a 
residue of insoluble matter is always left behind. Poor 
limes either contain insufficient, clay to be hydraulic, or* 
they may be “overburnt” or “underburnt.” 

3. The moderately hydraulic limes set, under water after 
from fifteen to twenty days' immersion,‘and continue to 
harden for some time afterwards ; but the progress of their 
hardening diminishes after the sixth or eighth month; 
after a year their consistence is equal to that of dry soap. 
They dissolve, but, with difficulty, in frequently renewed 
pure water. The change of bulk they undergo in slaking 
is the same as that of the poor limes, but never equal to 
that of the richer varieties. 

4. The hydraulic limes set, after from six to eight days’ 
immersion, and continue to harden ; the progress of this 
solidification may extend to twelve months, although the 
greater part of it is completed by the end of the first, six. 
At this last epoch the lime is already of the consistence of 
the softer building stones, and the water in which it is 
immersed is no longer able to dissolve it, even when renewed. 
Its ehange in bulk whilst slaking is about the same as that 
of the poor limes. 

fn -The eminently hydraulic limes set, within the third 
or fourth day of their immersion, or even sooner. After a 
month they are already quite hard, and capable of resisting 
the solvent action of running water. At the end of six 
months they are capable of being worked like the harder 
natural limestones, and present a fracture closely re¬ 
sembling that of the latter. Their ehange in bulk is 
invariably as smaTl as that of the poor limes. 

It.must be remembered that, this classification is only 
approximate. The different classes of lime arc not sharply 
differentiated, but gradually merge into each other, so that 
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there arc limes of all degrees of richness between the typi¬ 
cally rich and typically poor varieties, and limes of all 
degrees of hydraulicity between common lime and eminently 
hydraulic lime. It must, therefore, frequently happen that 
a particular sample of lime cannot be satisfactorily placed 
in any of the above divisions. 

It is to be observed that ai! t lie quaht ies of lime, except 
absolutely pure lime, whether rich, poor, or hydraulic in anv 
degree, assume indifferently every kind of colour. They 
may be either white, grey, yellow, huff, or red, without any 
corresponding change in their quality, as far at least as 
our present knowledge of the art, of lime-burning will allow 
us to assert with any degree of certainty. We shall have 
occasion to revert to this question of the colour of limes 
when we treat of their calcination in a subsequent chapter. 

Some of the French eminently hydraulic limes are of 
an exceptional type. The silica in t he limestones from which 
they aie made exists in such a finely divided and soluble 
form that it combines with the lime on burning, although 
the amount of alumina present seldom exceeds two per 
cent-., and is generally less than this. One of the best limes 
of this class is the famous chain, dc Thai, which is made 
from a limestone found at Ardieehe, on the Rhone, This 
lime contains about 65 to W per cent, of calcium oxide, 
20 per cent, of silica, 2 per cent, of alumina, and small 
quantities of magnesia, ferric oxide and other impurities. 
It has been largely used by French engineers, especially 
for marine work, such as the harbours of Fort Said and Suez. 

In France, hydraulic limes are slaked and then sieved 
at the lime works. The hard lumps ( grapiers) which are 
left on the sieves consist partly of unchanged limestone, 
and partly of calcium silicates, and thereiore, when ground 
possess more or less value as a cementing material, accord¬ 
ing to the proportions in which the two kinds of material 
exist in the original lumps, the unchanged stone being s>f 
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course useless. These lumps* are collected and finely 
"round, the resultant, cement being known as cij/tnil graptcr 
in France and as yrappin cement in England and America. 
One of the best known of these cements is that called 
La Farin’ remnit, which is largely used in the United Slates 
as a “ non-stammg cement,.’ 

As a result of calcining some linn ps of chalk in a common 
fireplace, Captain (afterwards General) St ott found that t he 
lime thus obtained would not slake in the usual manner 
in water, although it was shown to have teen properly 
burned. It was afterwards found that, the peculiar pro¬ 
perties of the lime thus obtained weie due to the presence 
of small amounts of calcium sulphate, which were pi minced 
by the actum of the sulphur in the fuel, lie 6uhse<|iiontly 
prepaied tins material under the name of “ selenitic cement" 
by calcining lumps of feebly hydraulic lime in an Oven with 
a perforated floor, beneath which were pots containing 
sulphur. The heat of I lie furnace ignited t he sulphur, and 
the sulphur dioxide, Hi).,, thus formed, combined with a 
portion of the hot lime, forming calcium sulphite, CaSOj, 
which soon became oxidized to calcium sulphate, t'aSt > 4 . 
The lumps were then giound so that the sulphate became 
evenly distributed throughout the mass. Later on. General 
Scott obtained the same reshlt by adding either powdered 
plaster of Paris (see p. Ill) or gypsum (see p. 108) to the 
ground lime and also by adding sulphuric acid or soluble 
sulphates to the water used when mixing the lime in order 
to prepare mortar. He finally prepared the cement by 
addmg fi per cent, of ground plaster of Paris to calcined 
lime, and finely grinding t he mixture. The feebly hydraulic 
lime*are the bcsjto use for the preparation of this cement, 
although eminently hydraulic limes are improved by the 
same treatment. Pure, limes are not, affected by sulphates, 
and therefore cannot be employed. According to,Schott 1 
1 F. Schott, lhngl. I'olyl. Journ., 1873, 159, 30. 
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the slow hydration of the cement prepared by this process 
is due to the deposition of the calcium sulphate in solution 
upon the particles of lime, thus retarding the access of 
water to the latter. 

Selerfitiq cement has a warm buff colour, sets rapidly 
and soon becomes hard. It is an improvement on ordinary 
hydraulic lime, but its use has not. become general, partly 
because it is unsuitable for work which is exposed to the 
weather or to the action of salt water, but especially 
because - of the superior qualities of Portland cement (see 
p. 50). It is also known as Scott's cement. 

In addition to its use in mortars, concrete, plaster and 
stucco for building purposes, lime is used in the manu¬ 
facture of “ sand-lime ” bricks, for softening water, and for 
many agricultural purposes; it. is also used in the manu¬ 
facture of bleaching powder, in the preparation of lyes, in 
the defecation of sugar, in the purification of coal gas, 
for the production of limelight, and in medicine. 



CHAPTER III 

THE COMPOSITION AND ORIGIN OF THE ROCKS •WHICH 
FURNISH DIFFERENT KINDS OF l-IME 

The limes are obtained by the calcination of naturally 
occurring forms of calcium carbonate, CaC0 3 , of which 
there are many varieties, such as marble, limestone and 
chalk. The white variety of marble consists ol almost 
pure calcium carbonate, but it is too expensive to use for 
the preparation of lime, except when the latter is required 
to be very pure, and the lime obtained from it is too rich 
to use for building purposes, unless mixed with burnt 
clayey matter (see p. 45). The different kinds of limestone 
and chalk are, therefore, used as raw materials from which 
to prepare lime. Oyster shells are also employed in some 
countries where they are sufficiently common, e.ij. the waste 
shells from the oyster canning industry at Baltimore and 
other places. The lime obtained from these shells is, 
however, too rich to use for building purposes unless, like 
that from white marble, it be mixed with burnt clayey 
matter. In India an impure form of calcium carbonate 
known as kunkur or kanhir is found in the form of con¬ 
cretionary masses, from the size of a bean to blocks weighing 
hundreds of pounds, imbedded in the alluvial soil of the 
plains and is used as a source of lime (see p. 151). 

The limestones are fragmental sedimentary rocks, i.e. 
’they have been formed by the deposition of fragmentary 
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materials which have previously existed in another form. 
By far the larger number are of organic origin, having been 
produced by file accumulation at the sea-bottom of the 
calcareous remains of foramnifera and other organisms, 
and thej* frequently contain fossils. In many cases, how¬ 
ever, a part of the calcium carbonate may have been chemi¬ 
cally, deposited from solution, and some forms of limestone, 
such as tufa or calff-mntcr and travertine, are not of organic 
origin at all, but have been deposited by calcareous springs. 
In some cases, also, all trace of the organic origin of the rook 
has been subsequently destroyed, as in the case of marble, 
which has become more or less crystalline as a result of the 
action of heat and pressure. The limestones vary con¬ 
siderably in colour, texture and composition. They 
consist essentially of calcium carbonate, but usually contain 
more or less magnesium carbonate, oxides of iron, silica, 
alumina and other impurities, and they are also found with 
a mechanical admixture of clay, sand, and other sub¬ 
stances. flocks containing less than 5(1 per cent, of calcium 
carbonate are not usually regarded as limestones, but 
as calcareous vai letics of clay, sandstone, shale or other 
rock. 

Special names arc given to those varieties of limestone 
which contain considerable amounts of noil-calcareous 
matter of a distinct character. Thus, wc have siliceous, 
argillaceous, magnesian, sandy, ferruginous, bituminous, 
fetid and other limestones. Other varieties such as oolitic, 
sacchroid, granular and compact limestones, receive their 
names on account of their characteristic forms and textures; 
whilst others are named according to the geological system 
or formation in which they occur, as Carboniferous,and 
Lias limestones. Those limestones in which the debus of 
crinoids, corals or shells form the most conspicuous ingredient 
are known respectively as crinoidal, coral and shelly lime¬ 
stones. Chalk is a less massive variety of limestone formed 



OCCURRENCE OF LIMESTONES 83 

of the calcareous remains of foramnileni ami other micro¬ 
scopic organisms. # * 

This nomenclature is important; for every description 
of limestone yields a lime ol different quality, distinct in 
colour and weight, in its avidity for water, and especially 
in the degree of hardness it is capable of assuming when 
made into mortar. But the physical and mechanical nature 
of a stone are far from being certain guid<« as to the quality 
of the lime it can yield. A chemical analysis of a hand 
sample also frequently gives different result^ from those 
obtained in practice. Experience alone should be the final 
guide of the engineer or of the builder. 

Limestones occur in nearly all the geological formations. 
They are comparatively scarce in the deposits of the primary 
or Palaeozoic period until we come to the Carbonifeious and 
Permian systems, when they become common; mountain 
limestone being found in the first, and magnesian lime¬ 
stone in the second. The calcareous locks of the Palaeozoic 
period furnish the greater number of stones which are worked 
under the name of “ marbles.” The limestones become 
much more plentiful in the formations of Secondary or 
Mesozoic period, especially in those of the Jurassic and 
Cretaceous systems, of which they constitute the greater 
part, at any rate m the British Islands. They are also 
common m the Tertiary or Oainozoic period; partly in 
the form of massive rocks, such as the nummulitic limestone, 
which attains a thickness of several thousand feet, and 
partly as limestone gravels, marls, etc. So far as this 
country is concerned the Cainozoic rocks are chiefly repre¬ 
sented by clays and sands, but some of the clays contain 
septum nodule^ consisting of argillaceous limestone (see 
p. 99). Many of the limestones of the Mesozoic and Caino¬ 
zoic periods contain t he mixt ures of clay and ot her siliceous 
matter which render them the most adapted to furnish 
Evdraulio limes and cements. 
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Some of the limcstoiles found in the Silurian and 
Devoniar; systems, such as the Wenlock, Woolhope and 
I’etherwin limestones, yield fairly good limes. 

Carboniferous, or mountain limestone is very widely 
■distributed. It constitutes a large portion of the ranges 
of hills in The north and west of England and is also found 
in Wales, Scotland, Ireland and the Isle of Man. Generally 
spehking, this stone produces a lime which is suitable for 
air-mortar, but sometimes it contains sufficient silica and 
alumina to produce a hydraulic lime. Many of the beds 
are highly fossiliferous, and these are less suitable for the 
manufacture of lime (sec p. 27). 

Geologically, the limestones of the Permian formations 
are known as magnesian limestone, whether they contain 
much or little—or indeed no—magnesium carbonate, 
because the typical stones of these formations do contain 
this substance. From the point of view of the lime or 
cement manufacturer, however, the name should be con¬ 
fined to those stohes which contain at least 20 ]>er--e*t»i. of 
magnesium carbonate. These limestones are widely dis¬ 
tributed, and, in this country, are common in the Midland 
and Yorkshire districts. When magnesian limestone con¬ 
tains 5 per cent,, or more of magnesium carbonate it is known 
as dolomitic limestone, and when it contains 23 per cent,., 
or more, it is called dolomite or magnesian limestone; 
typical dolomite, CaCOj.MgCO s , contains 45'66 per cent, 
of magnesium carbonate. Limestones which contain 
much magnesium carbonate are not suitable for the 
manufacture of lime, except for special purposes, such as 
for the basic lining of some furnaces. During calcination 
the magnesium carbonate is converted into magnesia, MgO, 
in the same manner as calcium carbonate is converted 
into lime, 

MgCOj = MgO + CO,, 

The magnesia thus obtained slakes and hardens in water, 
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but as it absorbs water much ifiore slowly than does lime, 
the material obtained from a limestone containing much 
magnesium carbonate does not slake evenly, aild is liable 
to disruption after setting. Magnesian limestones con¬ 
taining a small percentage of magnesium carbonate and i* 
sufficient amount of silica and alumina may be (Scd for the 
manufacture of hydraulic lime, but unless they are burned 
at a high temperature the lime will be devoid of hydntulic 
properties. Magnesia is used in the manufacture of mmj- 
nesia bricks for furnace linings. 

The Lias formations of the, .Jurassic system contain thin 
beds of limestone separated by seams of clay. Such beds 
occur in many localities spreading over an area extending 
from the south coast of Dorset to Lincolnshire, and, in small 
patches, in other parts of the country. Owing to the 
presence of ferrous oxide the colour of the stone is generally 
blue when freshly fractured, hence it is called blue has lime¬ 
stone , and the lime produced from it is known as blue luis 
lime. The composition of the stone is v«ry variable, every 
bed containing a different proportion of silica and alumina, 
so that the quality of the lime produced will also be variable. 
Even at the base of the series the differences that occur are 
as great as between about 8 per cent, of aluminium silicate 
and 5)0 per cent, of calcium carbonate, and 64 per cent, of 
the former ingredient to 34 per cent, of the latter. The first 
of these stones would yield a moderately hydraulic lime, 
whilst the latter would yield an energetic cement, if burnt 
and ground. The high reputation of these limes has been 
established chiefly upon the results obtained from the middle 
beds of the series, which usually contain from 16 to 20 per 
cent, of aluminium silicate. The best descriptions of blue 
has feme are obtained from Warwickshire, Leicestershire, 
Dorsetshire and the neighbourhood of Bath, Kugby, etc. 
The lias limes of South Wales are known as Abcrthaw 
lime. The lime from Watchet, which was used by Smcutou 
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in the construction of his lighthouse on the Eddystone 
rock is A,well-known lime of this class. Most blue lias 
limes can be slaked in the usual manner, but requue several 
days for this purpose; some, however, approach Portland 
'cenienh in composition and require to be ground because 
there is no, or at any rate insufficient, free lime to bring 
about the disintegration of the clinker. In any ease it 
is safer to grind the clinker and expose the ground material 
to the air for two or three weeks before using. 

Tlve ouhtic limestones of the Jurassic system are some¬ 
times found m thick beds fiom which valuable building 
stones are obtained, but these beds do not produce a good 
cementing material when burnt. There arc, however, also 
beds of oolitic limestone intercalated between the marls 
of the Kimmeridge and Oxford clays, and these are capable, 
when burnt, of furnishing good hydraulic, limes. The beds 
are very variable in composition, so that it is necessary to 
test the stone before use. Nodules of argillaceous lime¬ 
stone belonging to these formations are also found m various 
parts of the country, and are used in the manufacture of 
natural cements (see p. 1(X)). 

The Cretaceous system is so named because its forma¬ 
tions met with in England (and France) consist to a large 
extent of chalk ( crela , chalk).’ The chalk formations occur 
in many localities, extending from the Isle of Wight across 
the southern and eastern counties of England. The North 
and South Downs and the Yorkshire Wolds are composed 
of this material. The lowest chalk formation is the cltalk 
marl. This is very impure and contains variable amounts 
of (day, silica, oxide of iron, etc. The lime produced from 
chalk marl is sometimes known as chinch lime. It, is of 
uncertain quality and is liable to shrink in setting owing 
to an excess of clayey matter. Chalk marl is used in the 
manufacture of Portland cement. The lower or grey chalk 
occurs between the chalk marl and the upper or white 
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chalk. It is less pure than the latter and may contain from 
5 to 15 per cent, of silica, alumina and iron oxide fc * Owing 
to the presence of these impurities it is liable to be over- 
burnt unless due care be exercised during calcination. Tin 
lime produced fiom the grey chalk is often called store Iwu 
or flare lime , the latter name being derived from the manno 
of burning (see. p. 35). In the south of England, am 
especially in the London district, it is afao named after 
the district from which it is obtained, as Dorking lime, 
Hailing lime, Urey stone Medway, etc. These*!lines *lake 
with much less vigour than those, obtained from the white 
chalk, and the increase in volume is not so great. 

The upper or while chalk is abundant m the southern 
and eastern counties of England. It is one of the puiest 
of the common forms of calcium carbonate, but usually 
contains from 1 to 0 per cent, of clay, sand, magnesia, 
oxide or iron and other impmities. The lime produced from 
this stone is a “ fat ” or “ rich ’’ lime, and for building pur¬ 
poses it is only suitable for the preparation of air-mortai. 
The chalk is used in the manufacture of Poitland cement. 

Ail important practical observal ion is to be made respect¬ 
ing the results of the calcination of the different- limestones. 
It is, that those, m which the silica is insufficient to convert 
the caustic lime into calcium Silicate, are liable to swell in 
setting, and therefore, are likely to dislocate the masonry 
executed with them. Those in which the alumina is m 
excess are liable to shrink and crack, and to crumble away 
on exposure to the weather. The limes obtained from the 
Oxford clay generally swell, those from the chalk marl 
contract. 

Another observation is, that many limestones winch 
are highly fossiliferous are liable to produce limes of un¬ 
certain quality which slake unevenly, or which iclain 
their avidity for water to a lat< r period, and m either case 
they swell and disintegrate the mass around them. Tho 
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properties of lime obtained from fossiliferous limestone 
are due to the presence of calcium phosphate, of which the 
fossils are largely composed. 

Pure limestones, or chalks, containing not more than 
6 per cent, of silica, alumina and other impurities, yield 
rich limes ; whilst those containing from 15 to 30 per cent, 
of impurities other than clayey matter, yield poor limes. 

Clayey limestones containing from 4 to 7 per cent, 
of combined silica yield moderately hydraulic limes, those 
oontjaining'-from 8 to 10 per cent, of combined silica yield 
hydraulic limes, and those containing from 11 to 25 per' 
cent, of combined silica yield eminently hydraulic limes. 
It must not be forgotten that some limestones contain 
free silica in a soluble form (seep. 18). 

The mode of analysis recommended by Berthier to 
ascertain whether a stone be, or be not, fit to be burnt 
for the purpose of obtaining a hydraulic lime, is as follows :— 

“ The stone should be powdered, and passed through 
a silk sieve ; tell grammes of this dust are to be put into a 
capsule, and by degrees diluted muriatic [hydrochloric] acid 
is to be poured upon it, stirring it up continually with a glass 
or wooden rod ; when the effervescence ceases, no more acid 
is to be added. The dissolution is then to be evaporated 
by a gentle heat until it is reduced to the state of a paste ; 
it is then to be mixed with half a litre of water, and filtered ; 
the clay will remain upon the filter. This substance is to be 
dried and weighed; the desiccation being made as perfect 
as possible. Lime water is then to be added to the remain¬ 
ing solution as long as any precipitation takes place from 
it. This precipitate must be collected as quickly as possible 
upon a filler; it is then desiccated and weighed. It is 
magnesia, often combined with iron and manganese.” 
For all practical purposes the above mode of analysis is 
sufficiently accurate, and is sufficient to indicate all the 
details necessary to be known. 



CHAPTER IV 

THE CALCINATION OF LIMESTONES ' 

The calcination of limestones is a comparatively simple 
process, as it is only necessary to observe certain simple 
and easily obtainable conditions. The raw material must 
be heated to a temperature of not less than 812° 0., nor 
more than 1100° 0., in order to expel the carbon dioxide 
(see p. 10), and the water with which the stone is mechani¬ 
cally mixed. In practice the temperature is maintained at 
about 1000° C. The temperat ure must, be stdadily maintained 
until all the gas has been driven off, and the products of 
decomposition must be removed, as otherwise the decom¬ 
posed carbonate may recombine with the carbon dioxide, 
thus forming an imperfectly burnt lime; indeed calcium 
carbonate can be fused without decomposition in an atmo¬ 
sphere of carbon dioxide, yielding a crystalline, marble-like 
mass. The removal of the gas is effected by means of 
the natural draught of the kiln. In this country the 
carbon dioxide produced during lime-burning is usually 
wasted, although it is a valuable by-product, and is 
utilised in condensing plants in Germany and the United 
States^ 

In general, the time necessary for the complete expulsion 
of the gas is proportional to the size, density, and dryness 
of the stone. The interior parts of large pieces of limestone 
can only receive the heat through an envelope of feebly 
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conducting power ; and ,''■ moreover, the carbon dioxide has 
a certajn pressure to overcome, in this case, before it can 
escape. ’’ 

In practice, whenever the nature of the limestone is 
such as to render its being broken into small fragments 
too expensive an operat ion, the lime-burners place the largest 
blocks in the centre, and in the positions where they are 
exposed to tli£ greatest heat. Generally speaking, the 
temperature to be produced in a kiln is also, from the size 
of the stones, much greater than is necessary for the decom¬ 
position. It is, in fact, a question of economy, whether* 
the saving of the fuel compensates for the expense of break¬ 
ing the stones into very small pieces. 

The action of the water may be explained as follows. 
There is no chemical action involved in the process, but 
at the temperature of the kiln, the water is converted 
into steam, and this not only drives a portion of the carbon 
dioxide that has already been liberated out of the kiln, but 
dilutes the remaining portion, reducing its partial pressure, 
and thus facilitating the decomposition of the remaining 
stone. The introduction of a current; of air, or other gas 
of comparatively low density, at a high temperature would 
act in the same manner, but the desired result is most 
conveniently obtained by means of water vapour. The 
action of water vapour is so well known to the lime-burners 
that they are in the habit of watering the stone, if they 
are prevented from using it fresh from the quarry, and in 
some works it is the practice to inject water or steam into 
the kilns. 

When clayey limestones are calcined, the expulsion of 
the. carbon dioxide is facilitated by the affinity of the 
silica and alumina for the lime, and also by the atmosphere 
of steam produced by the water liberated from the hydrated 
aluminium silicates. So far as this part of the process is 
concerned, such limestones are, therefore, burnt moro 
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readily than the purer carbonates. On continuing the cal¬ 
cination, however, the “nascent” silica and,alumina 
combine with a part of the lime to form calciuAi silicates 
and aluminates, and the ferric, oxide also combines with 
it to form calcium ferrites. These hydraulic limestones., 
therefore, require to bo calcined at a higher temperature 
than the common limestones, ill order to bring about tins 
combination of the silica and alumina with the lime, and 
they also require greater care and attention during the 
process because they are more liable to fuse, especially 
’ when they contain a comparatively large proportion of 
iron oxide and alkalies. 

General Trcussart, in his observations upon the burning 
of lime, says, “that all tile limestones upon which he 
operated, when of a blue colour, became of an oehreous 
, yellow if burnt in a slight, degree. Upon augmenting the 
degree of heat, the colour passed successively to a deep 
yellow, to ail ash-grey, and at last to a slate-coloured blue, 
when the heat was very intense.” Tine mode in which 
he accounts for this blue colour is, by supposing that the 
iron has been reconverted into the state of a protoxide. 
Similar facts occur in brick burning, when the clay employed 
contains much oxide of iron, and is of a very dark colour. 
In both cases, however, the colour obtained depends upon 
the nature of the atmosphere inside, the kiln, rather than 
upon the temperature of calcination. General Trcussart 
appears inclined to differ from Vicat upon the question 
as to whether the colour of a lime may be taken as an 
approximate indication of its quality. According to the 
former, the best hydraulic limes, when properly burnt, 
are of a light straw colour. It is much to be desired that 
some* such easy Inode of at once distinguishing the degree 
of calcination were ascertained, for the qualities of the lime 
are very seriously affected by the heat it has been exposed to. 

• The importance of so determining the proper point at 
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which to stop the calcination becomes more evident when 
we consider that some of the hydraulic limes, if over-burnt, 
lose all t heir useful properties, and are, to use the workman's 
phrase, killed : if under-burnt, they are often poor, without 
any hydraulic powers. The purer limestones, or those 
which yipid rich limes, present, other phenomena. For 
instance, if white chalk be burnt m such a manner as to 
drive off all the parboil dioxide it, contains, it yields a lime 
whose hydrate never solidifies under water, as we have 
already seen. If the calcination be stopped at a point 
below that necessary for the expulsion of the gas, the lime 
produced does not change in bulk by slaking, and it will 
be found to set under water almost as rapidly as the moder¬ 
ately hydraulic limes. If over-burnt, the resulting chalk- 
lime requires a much longer time in order to slake. This 
loss of reactivity appears to he due to the shrinkage, and 
consequent reduction of surface, of tile overheated lime. 
A lump of fused pure lime hydrates so slowly that no 
appreciable rise irt temperature is observable, but if t he lump 
is finely powdered (i.c. if the surface is increased) before 
mixing with the water, a very vigorous reaction takes place 
after a few moments. 

No invariable rule cun be laid down as to the description 
of fuel to be employed. In our own country, so far as lion- 
gaseous fuel is concerned, the choice is practically limited 
to two sorts, coal or coke; and the only reason we can 
have to decide our preference must be based upon motives 
of economy. In some countries, Germany, Holland, 
the French Flanders, etc., peat, is used very successfully 
when the kilns are constructed for the use of this com¬ 
bustible. In new countries, where wood abounds, it 
is largely used for lime-burning; but Vhc kilns are, in 
such cases, made with hearths upon which the wood is 
burnt separately from tbe limestone; for wood is not 
well adapted to what are called running kilus. The 
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same objection also applies to tfte use of fresh coal; it 
often cakes, and runs; thus not only impeding the 
calcination, but also giving rise to great impurities in 
the lime. If any use of the produce of the distillation 
of the coal can be made, there is then an evident, advantage 
m the employment of coke, for tin* gases which the latter 
gives oil during combust ion, arrive at once at their 
highest degree of tcm pci at uir ; whilst, with those from 
the coal m its natural stale, the combustion is continued 
far beyond the surfaces of contact, and the Temperature 
only arrives at its maximum at the end of this combustion. 
The quantity of smoke that escapes from the mouth of 
a kiln where coal is burnt, may l>o taken as an indication 
and a proof of the fuel wasted. But, as was said before, 
the determining motive in the choice of combustible must 
be found in local considerations of economy. 

The nature of the fuel employed mav. however, ha\e 
a serious influence upon the quality of the lime pro¬ 
duced. If the fuel contain much sulphur the latter 
will be oxidised into the gas sulphur dioxide. KOo, which 
will then combine with a poition of the lime with the 
formation of calcium sulphite GaiSO ;{ , which is finally 
oxidised to calcium sulphate, (\1SO4. As calcium sulphate 
sets much more rapidly than calcium carbonate, and 
with a different crystallization, lime containing this 
material docs not assume the same degree of hardness 
which a more homogeneous material would do. Moreover, 
calcium sulphate decomposes when exposed to the open 
air or to fresh or salt water, so that if present in any con¬ 
siderable quantity it will cause the disintegration of any 
masonry into the execution of which it enters. 

Gaseous fuel is used in some modern types of lime kiln, 
producer-gas being employed for the purpose. 

Limestone is sometimes burnt in stacks in the open 
an*, the stone and fuel being arranged in alternate layers, 

D 
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similar to tho mode of ’burning bricks in clamps. The 
same care is required as with the latter, in well coating 
the sides with clay, so as to retain the heat as much as 
possible; and the heaps require the same attention to 
secure, an equality of draught, so that the whole mass 
may he 'Burnt; alike. This method can, however, only 
be employed in the. coal districts of any country, for the 
waste of fuel by the radiation of heat is enormous. 

At the present time lintedmrnmg is almost invariably 
carnpd out in kilns. The forms of kiln employed are 
very numerous, but they may be classified under two 
heads. Inlcniutlntl Ulus, 111 which the calcined charge 
is withdrawn when it is cold and the kiln restarted with 
a fresh charge, and continuous or draw kilns, in which the 
raw material is fed in at the top and the lime is removed 
at the bottom, so that, (lie process is continuous. Con¬ 
tinuous kilns aie sub-divided into two classes, stationary 
or cortical kilns, which may be of the mixed feed (rainnny) 
or of the separate feed type, and rotary kilns, in which 
the calcination is carried out in a rotating iron cylinder. 
Kilns in the form of rectangular prisms are used m sumo 
parts of the continent for the purpose of burning at. the 
same, time both lime, and bricks or tiles. The limestone 
occupies the lower half; tire upper part, is filled with tho 
bricks or tin’ tiles placed on edge. 

The simplest form of intermittent kiln is built of the 
limestone itself, as shown in Fig. 1, but kilns of this 
type arc often constructed of brick or stone work, the 
inside being generally lined with fire-bricks set in fire 
clay for a thickness of from 14 to 18 inches. The thickness 
of the external wall should be sufficiently great to retain 
the greatest quantity of heat. These 'kilns are usually 
either cylindrical with a truncated conical chimney, or 
they consist of two truncated cones placed base to base. 
The height of the kiln should be twice the largest diameter, 
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the mouth of the chimney should bo one-third the largest 
diameter, and the, opening for the tire should be about 
one-quarter ol the same dimension. Koughlv constructed 
cylindrical intermittent, kilns without a conical chimney 
an* sometimes used where large quantities of kmc anf 
required within a shoit space of time; they*aro easily 
built and cheap, hut are not of long duration. 

When kilns ol the intei mittent tyr are employed 
the fuel may in' mixed with llie raw maleiial. ol the two 
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may lie kept separate, the lather lining liy far the most, 
usual praetice. Those kilns m which the limestone is 
kept separate limn the fuel are known as jlarc. kilns, and 
the lime obtained from them is called jlare-limi. The 
charge of limestone or chalk rests upon one or more 
roughly built arches, constructed of the larger pieces 
of the raw material. A small hie is lighted below these 
arches, and quite at the back; this is gradually in¬ 
creased towaids the mouth as the draught increases. The 
opening is then regulated to secure the proper degree 
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of combustion, and fresfi fuel is added to maintain it 
to that'point. The air, which enters by the tiro door, 
carries the flame to all the parts of the arch, and gradually 
brings the, whole mass of the limestone into a state of 
1 incandescence. It is to be observed, that some stones 
are exposed to the inconvenience of cracking and of 
bursting with a loud explosion, by the application of 
heat. It is dangerous to use them in the construction 
of the arches; care must therefore be taken only to 
emplpy such as are exempt from this inconvenience. 

When the upper part of the kiln is of a smaller dimen- ’ 
sion than the lower, it often happens that the current of 
heated air, being impeded in its escape, returns, and 
drives the flame through the fire door. It is advisable, 
therefore, for this and for several other reasons con- 
liectod with the draught of the kilns, to make the upper 
part m such a manner as to allow of the openings being 
enlarged or contracted, as the case may require. In some 
places the lime'-burners, in filling the charge, introduce 
pieces of wood, placed vertically, in order to facilitate 
the circulation of the air and heat. These pieces are 
burnt at an early stage of the process, and they leave 
spaces which act as chimneys. It admits, however, of 
question, whether the circulation, being so much more 
active in these parts, does not produce an unequal 
calcination. 

The length of time necessary for the perfect calcination 
can only be ascertained by experience. It depends not 
only upon the nature of the stone, and the quality of the 
fuel, but. also upon the draught of the kiln, the state of 
the atmosphere, and the direction of the wind. Before 
the operation is completed in the lower portion, a gradual 
subsidence of the mass takes place; the stones which 
form the arches crack, the interstices diminish, and at 
length the charge sinks about one-sixth or one-fifth" of 
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its height. A very simple and effectual way of ascer¬ 
taining whether the calcination is complete, is Ao duvc 
a bar into the body of the charge. If it meets with a 
considerable resistance, or strikes against the firm hard 
materials, it is a proof that the burning is not finished. 
But if, on the contrary, it penetrates easily,'and only 
meets with a resistance similar to that which it would 
encounter in passing through a mass of g%ivel, the calcula¬ 
tion may be regarded as complete. Another method of 
ascertaining whether this is really effected* consists in 
drawing a sample of the lime, upon which a direct essay 
is made ; but this is liable to error, according to the position 
the piece may have occupied in the kiln. The combustion 
is continued on an average for three days and three nights ; 
but of course the duration must vary according to the 
circumstances of each particular case. They usually 
require about 60 cubic feet of oak timber; 117 cubic 
feet of fir; about the same quantity of peat of the best 
quality; or 9 cubic feet of coal ; to produce about 65 
cubic feet of lime. 

Vertical continuous kilns are much taller than those 
just described, the height being usually from three to live 
times that of the diameter. When the raw material and 
fuel are mixed in alternate layers these kilns are known as 
running kilns. They are somewhat more difficult to manage 
with certainty than are the intermittent kilns, but when 
established under favourable conditions they arc more 
economical as they do not consume on an average more 
than 7 cubic feet of coal to product 1 35 cubic feet of lime. 
A mere change in the direction of the wind, a falling in of 
the inner parts of the kiln, an irregularity in the size of the 
pieces* of limestone, are any of them-causes sufficient to 
retard or accelerate the draught (by producing irregulas 
movements in the descent of the materials), and thus give 
rise to either excessive or defective calcination. At times. 
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a kiln will act perfectly for several weeks, then all of a sudden 
it will got out of order without any apparent reason. A 
mere change in the nature of the combustible will often 
produce so great a difference in the action as to defy all the 
calculations of the lime-burner. In fact, the use of running 
kilns is essentially a matter of practice. 

The most favourable conditions to ensure a successful 
result from this iv.ode of burning seem to be, that the thick¬ 
ness of the charge of limestone does not exceed from 1 foot 
to 14finches', that the charge does not pass the top of the 
kiln; and that the fuel is well and equally distributed 
throughout the mass. The man charged with the direction 
of the operation must carefully watch the upper part of 
the furnace and open fresh currents of air in the places 
where the gases in combustion do not pass. These may be 
ascertained by observing whether the stones are blackened 
by the smoke escaping through the top, for that evidently 
can only take place m the direction of the escape of the 
gases. Wherevet, therefore, the stones remain unblackened, 
the kilnsman must pass a bar through them to open a new 
chimney. 

The lime, whose calcination is complete, must be with¬ 
drawn with precaution, because a precipitate fall of the 
upper mass might derange the coal between the joints, and 
thus some of the layers might have an excess ol coal, 
whilst others would be entirely without any. The upper 
parts of the charge must be well arranged after each with¬ 
drawal from the lower, the large imburnt pieces being thrown 
towards the centre, and proper currents of air formed 
through them. Generally speaking, the lime is extracted 
every morning and evening; on Sundays and holidays, 
precautions must be taken to render the action of the fire 
less rapid. It is usual to light the fire in this description 
of kiln as soon as the third course of limestone and 
combustible is filled in, in order to avoid the serious 
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inconvenience ot being oblig'd trfempty the kiln, should the 
muss not get well into combustion. , 

Special tones ol nnming kiln arc also used. The 
Aalbori / lime kiln, winch is a modification of the Portland 
cement kiln ol the same name, is shown in section ip Pig. 2» 
'.I he raw material is fed m through the charging door, A, 



and, as it, descends through the preheating zone, Ti, is heated 
and partly decarbonated by the hot gases arising from the 
lowej part of tjie kiln. It then enters the constricted 
burning zone, where it becomes mixed with the fuel charged 
in through the shoots,/,/, which are closed by iron covers 
when not in use, and the. decomposition of the stone is com¬ 
pleted. Continuing its descent the burnt material reaches 
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the cooling zone, C, whieh'not only serves to cool the lime, 
but heat.j the air supply required for the combust ion of the 
fuel, thus 'adding to the efficiency of the kiln. The cooled 
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lime clinker is withdrawn at D. Another kiln of a somewhat 
similar type is the Dietzsch kiln described \jn p. 65. * 

Vertical kilns with separate feed are used to a considerable 
extent, especially on the Continent and in America. They 
are provided with separate fireplaces to carry the fuel; 
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so that, as in the case of the flail' kilns, the lime produced 
is uncontaminated with the ash of the fuel. The Rydendoif 
kiln, shown in Fig. 3, is a well-known kiln of t lusVlass. It 
is polygonal in form and consists of a central shaft about 




40 feeji high, connected to the lire chambers by means of 
arched openings. This central shaft is about 1(1 feet in 
diameter at the widest part, just above the fire chambers, 
and tapers oil above and below. It, has a diameter of about 
7 feet at the top, where the limestone is charged into the 
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kiln. There are many iiiodilications of the kiln, such as 
the wellrknown llumfurd's kiln, and in the most recent 
modifications the fireplaces are replaced by generators 
for producer gas as in Schmatollas kiln, which is shown in 
• Pig. 4. In tins kiln the gas passes from the producers at 
the side ol the kiln through ports into the kiln shaft, where 
it is burnt evil b a supply of air which has passed through t lie 
1ml lime in the r lower part, of the kiln and thus become 
heated. An American kiln of the separate feed type is the 
Keystone line kiln. This consists of a steel cylinder lined 
with lire bricks and resting on a heavy steel base. Beneath 
the cylinder is the rooling-cone, which consists of an inverted 
truncated cone. The furnaces are carried on steel plat¬ 
forms which are extended beyond the firing doors, in order 
to give sufficient room for working. The cylinder is cliai ged 
with limestone and the hot gases from the furnace are 
directed on to the stone through two large openings, lined 
with fire-brick, in the walls. The burnt lime falls into the 
cooling-cone, frdm which it is withdrawn by means of 
draw-gates at the bottom. The heated air around the 
pooling-cone passes into the ash-pit under the grates, and 
sometimes a steam jet, is placed ill the hot-air passage in 
order to provide forced draught. 

The Hoffman ring kiln was originally introduced for 
burning bricks, but it is also used for burning lime and 
Portland cement (see p. Cl). It may be regarded as 
intermediate between the intermittent and continuous 
classes of kiln, because although it is continuous as a whole, 
each of the chambers into which it is divided acts as an 
intermittent kiln. The burning chamber consists of an 
endless tunnel divided into compartments of approximately 
equal size by means of dampers, which are usually made 
of paper. Each chamber is provided with an opening in 
the outside wall, for the purpose of loading and unloading, 
and with one or more flues, furnished with dampers, which 
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connect it to tlic main flue leading to the chimney. There 
are also a number of openings in the arched roof which 
serve for the introduction of the fuel, usually small coal, 
or a mixture of breeze and coal. The lumps of raw material 
are carefully packed in the chambers, continuous flues’ 
being left in order that the hot gases may pass through the 
mass, and, as each chamber is chaiged, the opening in tin* 
outside wall is bricked up and plastered over with day 
paste. The working of this kiln is as follows. At anv 
moment after the kiln has been started theft* is a, senes 
of chambers winch form the hottest part of the kiln, and m 
which the limestone is being calcined, the paper scieens 
having been burnt tlnough. The first of these chambers 
is supplied with fuel, t hi ough the shoots m the roof, in order 
to complete the calcination of the stone, and the flues from 
the last chamber of the series are left open whilst all the 
others arc closed by the dampers. A current of air for the 
combustion of the fuel is drawn through the preceding 
chambers in which the limestone has aheady been burnt, 
thus utilising the heat given out by the cooling clinker to 
raise the temperature of the air supply. The temperature 
of the chambers increases until another screen is burnt 
through, when the next chamber becomes included m the 
series. The dampers of this compartment are then opened 
and those of the preceding one are closed. Fuel is now 
added to what was the second chamber of the original 
series, but winch is now the fust of the new series, and the 
clinker of the preceding chamber is allowed to cool. As 
the heat thus passes from chamber to chamber those first 
burned become sufficiently cool to open. They are one by 
one unloaded ai^d recharged, and the cycle of operations 
repeated. This kiln is very economical in fuel, but expensive 
in labour. It is largely used on the Continent, but lias not 
proved so successful in England, where labour is more 
costly. It is not used in America. 
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Rotary kilns, similar to those used in the manufacture 
of Portland cement (see p. G6), but worked at a lower 
temperature, are sometimes employed for burning lime. 
Their use is increasing, but is not as yet very extended, 
at any rate so far as Europe is concerned. In America 
many of 'the modern lime manufacturers employ this 
type of kiln, the size of which often approaches that of 
the' rotary kiln. 1 } used for Portland cement. Thus, at 
their lime plant at Buffalo, N.Y., the Kelly Island Lime 
and Transport Co. employ a rotary kiln 150 feet long and 
8 leet in diameter. 

Botary kilns cannot be employed where the lime is 
required to be in large lumps, but as the demand for 
“hydrated lime” (see p. 122) increases, this disadvantage 
will become less, and in the near future the rotary kiln 
will probably be regarded as the standard pattern for 
large plants, the other types of lain being relegated to 
small and old-fashioned works. 
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, TIIE ARTIFICIAL HYDRALLIU LIMES, roZ/.ULAN I<\ ANLf SLAG 
CEMENTS 


Although the limestones winch furnish hydraulic Junes 
naturally arc very plentifully distributed, circumstances 
may occur to render their employment too expensive. In 
such cases their want is supplied, at least upon the Continent, 
by the use of natural or artificial pozzolamc materials 
(see p. 124), which arc mixed with the rich limes, or by 
the use of artificial hydraulic limes. Vicat, the inventor 
of the system employed near Paris of making the latter, 
naturally recommends their use. General Treussart, 
apparently for no other reason than because Vicat had so 
recommended the artificial hydraulics, gives the preference 
to the mixture of the trass, etc., with the rich limes. Ex¬ 
perience has settled this question, however, in favour of 
Vicat’s opinion; and unless the trass and pozzolanas are 
found in the most extraordinarily favourable conditions of 
economy, they are never used m the present day by engineers 
who have at all studied this branch of their profession. 

Indeed, it must be evident that the chemical action 
produced upon lime by the mechanical mixture of 
pozzolanas can never be so perfect in its results as that 
which is called into activity during the process of calcina¬ 
tion. Even if we leave out of account the effect t>f the heat 
in producing a more perfect chemical combination between 
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the materials, there is always a danger attending the use of 
the subsequent mechanical mixtures. Father from careless¬ 
ness, want of skill, or even in spite of the best intentions, 
it often happens that the combination is not perfect, and 
cthat tlje limes and pozzolanas are so mingled that there 
is excess fcf lime in one place, of pozzolanas in another. 
Very seiious lailuies have occurred from the use of these 
miked materials pi sea woiks, and the experience of the best 
Continental engineers has led them to prefer the use of the 
artificial hydraulic limes wherever natural ones are not 
to he met with. 

There are two methods of preparing the artificial 
hydraulic limes. The first, which is the more perfect, 
but tit the same time the more expensive, consists in 
mixing the slaked rich lime with a certain proportion of 
clay, and burning this compound. The lime in this case 
goes through a double calcination. 

The second method consists in mixing, instead of the 
slaked lime, soft'ealeareous matters with tin; clays, such as 
chalk, or the tuffas of some of the other formations, and in 
reducing the whole to a paste by grinding them together 
in a mill. Being in botli cases masters of the proportions 
of the different ingredients, it is easy to communicate the 
hydraulic properties in any degree of energy the works they 
are intended for may rerpme. 

Generally speaking, twenty parts of dry clay are mixed 
wit h eighty parts of very pure rich lime, or with one hundred 
and forty parts of calcium carbonate ; but if the lime or 
the carbonate already contains any clay, a smaller propor¬ 
tion would be necessary. It is impossible to say before¬ 
hand wbat the precise proportions should be, because the 
limestones and the clays of every locality differ in their 
nature. Of the latter, the finest and softest to the touch 
are the most preferable. 

At Meudon, near Paris, some extensive lime works 
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wcic erected under the directions 01 \ icat, by MM. Brian 
and St. Leger, for the manufacture of artificial hydraulic 
limes from the chalk and clays of that country. The chalk 
was divided into pieces of the size ol a list previously to 
being ground. The materials, which were introduce^ in the* 
proportion of lour of the chalk to one of thevlav, were 
crushed and mixed together in a huge \eitieal mill, 
worked by means ol two hoises. The lujuid mixture Was 
runoff into a senes of five tioiighs placed at successive 
differences <>f level, and deposited m them tjic matter it 
held in suspension. A double set ol these tloughs was 
liecessarv in order that one might, be worked whilst I ho 
liquid was deposing m the other, and it- was found that the 
shallower the troughs weie in pioportion to then surfa< e, 
the more rapidly did the deposition lake plan*. 

As soon as the deposed matter became of sullieient 
consistence to support manipulation, it was nude into small 
prisms with a mould. The* prisms wen* then placed on a 
drying platform, and allowed to diy untri they arrived at 
the state of freshly quamed limestone. Tliev were then 
put into a kiln, and burnt, by anv of the methods alieady 
mentioned (see p. VA). A somewhat, similar process is 
followed in the manufacture of Boit land cement (seep 51). 

General Treussarl's expyiiments upon the aitilieial 
hydraulic limes le<l him to believe that their quality would 
be much improved if they were piepaied witli water 
in which soda or potash was mixed, and this opinion has 
been confirmed by subsequent researches. Thus, Kuhlmann 
has shown that it is possible to obtain a hydraulic lime of 
a superior quality by calcining an intimate mixture of finely 
powdered rich lime and sodium or potassium silicate, m 
the proportion oi 10 to 12 parts of silicate to 300 paits of 
lime. 

Artificial hydraulic limes prepared by mixing slaked lime 
with natural or artificial burnt siliceous matter are known 
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as pozzolanic cements, because the most important of the 
naturally occurring siliceous substances used in their manu¬ 
facture a^e the volcanic products known as pozzolana, 
trass, and santorin earth. They are not burnt at any 
•stage of the process of manufacture, the materials being 
simply mfxed together and iinely ground. The ancient 
Roman cements belonged to this class, but the modern 
so-called Romaiy cement is of quite a different character 
(see p. 99). 

By far the most extensively employed of the artificial 
siliceous materials used in the manufacture of such cements 
is blast-furnace slug; and sing cements are therefore the 
most important members of this class. The slags used in 
the manufacture of these cements are obtained from 11 on 
smelting operations, and consist of fusible silicates, alumi- 
nates, and perhaps aluminosilicates, foimed by the com¬ 
bination of the limestone and other fluxing materials with 
the gangue of the. ore. As the composition of such slags 
varies considerably they cannot, all be used for the manu¬ 
facture of slag cement, only those of a certain type being 
suitable for the purpose. These slags may also he used 
in the manufacture of true Portland cement (see p. 50). 

Slag cements may be prepared by mixing the granulated 
and finely ground slag with .slaked lime, as in the older 
methods of manufacture, or by grinding the granulated 
slag without any additional lime, as in the more modern 
methods. In the older method the granulation is usually 
carried out by allowing the, molten slag to flow from the 
blast-furnace into a stream of running water. By this means 
it is broken up into fine, porous particles known as slag 
sand, rendered hydraulic, and partially freed from sulphur, 
which escapes as sulphuretted hydrogen, H 2 S. The 
granulated slag is then dried in some form of drier, mixed 
with slaked lime, in proportions depending upon the com¬ 
position of the slag, and the mixture finely ground. The 
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lime used may be either commoner hydraulic lime, but m 
cither case it must be carefully slaked and then,sieved, 
and all the material which fails to pass the sieve ifliould ho 
rejected. 

The modern method of manufacture is to granule the 
slag by allowing it to fall upon rapidly rotating ir#n drums, 
from which it is thrown off in the form of fine globules, 
which are cooled in the air. the slag being ^t. the same t.inio 
sprayed with a solution of alum, magnesium sulphate, or 
other salt. The granulated slag is then finely ground in 
‘ball- and tube-mills (see pp. 57, 60), a little lime ami 
gypsum being added in order to retard the setting time. 

A German cement of this class which is composed of 70 
per cent, of Portland cement and 30 per cent, of granulated 
highly basic slag, is known as cisen-Fortland-zemcnl or 
iron Portland cement. The, Portland cement used for the 
purpose is made by mixing slag with the correct proportion 
of limestone, grinding, and burning to the clinkering 
temperature. * 

Slag cements are usually pale bluish grey in colour, but 
they may have a brownish tint, owing to the presence of 
manganese derived from the slag. They differ chemically 
from Portland cement in containing much less lime and much 
more alumina. The specific gravity of these cements is 
low, never exceeding 2\S, and the tensile strength is less 
than that of Portland cement. Slag cements arc slow 
setting, but the setting time may be shortened by suitable 
treatment, such as the addition of caustic soda, potash, or 
sodium carbonate, either during or after manufacture. 
They attain their maximum hardness more rapidly than 
does Portland cement, sometimes during the first month. 
They stand the accelerated tests for Portland cement very 
well. These cements are well adapted for use under water, 
but are not suited to work which is exposed to the 
atmosphere. 


a 



CHAPTER VI 

riJKTUMI CKMJ2NT 

In 1821 J< iseph As[ 11 1 i 11 , a Leeds bricklayer, patented a 
process for making an artificial cement to which he gave 
the somewhat misleading name of "Portland" cement. 
This cement was prepared by lightly calcining a mixture of 
limestone and clay, and grinding the product ; it was there¬ 
fore a very different, material from that known by the same 
name to-day. At the present time Portland cement, is by 
far the most important of the hydraulic cements, its 
superiority, both as regards strength and durability, having 
led to its general adoption, to the increasing exclusion of 
the natural cements (see p. tttt). Portland cement maybe 
defined as the material obtained by heating ail intimate 
mixture of calcareous and argillaceous materials to incipient 
fusion and finely grinding the resulting clinker. The choice 
of raw materials is very wide : limestone, chalk, cement 
rock, marls, clay, shale, slate, blast-furnace slag, alkali 
waste, and other substances being employed. Whatever 
may be the materials used, the proportions must be so 
adjusted that the mixture contains about 75 per cent, of 
calcium carbonate and 25 per cent, of aluminium silicate 
and free silica, and the mixture must be uniform and in a 
fine state of division. The finished product only varies in 
composition within very narrow limits. 

The mixing of the raw materials is brought about by 
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one of three methods, known ns the wet, semi-tret, and dry 
processes. The method chosen depends partly upon the 
nature of the raw materials used, and partly upfln the ago 
and locality o[ the winks. 

The wet, process is the original proeess and is now.almost* 
obsolete, hut is still used m some old works Micro soft, 
wet law materials, such as chalk and river mud, are em¬ 
ployed. '1 lie materials are mixed in the jyoper proportions 
with suliirient water to bring the total amount up to about 
. 80 P« cent., and reduced to an impalpable mud, known as 
slip or slurry. Tile process is carried out, in a wash-mill, 
consisting of a circular or octagonal hasm about 15 feet in 
diameter, m which a central vcitieal shaft is rotated at, 
the rate of about 21 re\olut urns per minute by means of 
bevel wheels, lion or sleel harrow frames carrying steel 
tines are suspended from the radial arms, and these, as they 
rotate, break lip and mix the materials. After having been 
churned to the correct consistency, tin* slurry is run off 
through sieves or gratings into troughs winch convey it to 
large reservoirs called “ hacks," where it is allowed to settle. 
The water is removed by drawing off the supernatant 
Hind through a poilorated pry-board, but also partly by 
soaking away and by evaporation, and the slurry is dug out 
of the hacks, dried, and hurnti The drying may be carried 
out on dryiny-Jlmfts, heated by means of the waste gases 
from the coke ovens used for coking the coal before burning 
the slurry, but at the present time it is more usual to effect 
this by means of the waste heat from the kilns. On the 
Continent the slurry is left in the backs until it is stiff enough 
to be pugged, when it is made into bricks and dried m 
tunnel driers, wlugh consist of tunnels about 100 to 120 feet 
in length, through which the. trucks conveying the material 
are slowly conveyed in the opposite direction to a current 
of hot air. 

The semi-wet or semi-dry process, which is also known as 
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tin' Gorrlmm process, is similar to that employed in the 
maniifaituie of hydiaulie. lime at Metidon (see p. 4<>). 
The raw materials are mixed with sufficient water to form 
a paste containing about HI per cent, of wafer. This paste 
is known as thickMumj, hut is sufficiently wet to he capable 
of tlowmg'thniiigh pipes and of being pumped like a liquid. 
The mixing and grind mg aie usually earned out in wash- 



Fig. 5 *—Wet Filf'e-Itimncr. 


mills similar to those employed in the old wet process, hut 
when the materials are of a hard nature they are generally 
ground in mills of some other typo, such as the wet ball-mill, 
which is very similar to the ordinary had null described on 
p. 57, and the wet, eihic-rmincr, see Fig. 5. In the latter 
mill the slurry is ground between the two heavy runners, 
which rotate about the vertical shaft, and the floor of the 
pit, and is finally discharged through coarse grids. As it 
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is necessary in this process that the slurry should be ex¬ 
tremely finely ground it must be further reduced after it 
comes from the wash-mills or other grinders. This reduc¬ 
tion may be carried out m mills of the ordinary tlimr-inil 1 
type, or in tube-mills (see p. 5!)), or the slurry jiiay be* 
passed through a series of wash-nulls, each of which reduces 
it to a finer state ot division than the pieumis one, or some 
sifting device, such as Clarke s mill, inav li^cmployeil. This 
mill, which js shown in section m Kig li, is a wash-null, 
in which brushes arc attached to a rotating iron plate. The 
slurry is passed into the mill thioiigh a perforated iron 
plate and is thrown by the centrifugal art ion of t he hi tishes 
against the periphery of the tank, where the finer pin turn 
passes through sieves, whilst the coarser pai tides aie swept 
away by the revolving blushes and me discharged through 
an outlet near the bottom of the tank, back to the gi Hiding 
mills. 

The finished slurry is usually run into large tanks known 
as mixers, where it, is kept stirred by means of mechanical 
stirrers, or, as m at least one modern system, by means 
of compressed air. The slurry is tested at this stage, and, 
if the proportions are found not to be correct, a suitable 
quantity of a slurry made entirely of clay or chalk is added, 
ft is finally pumped from the* mixers to the kiln, or to the 
drying floors, if it is to be formed into briquettes. On the 
Continent the latter are usually dried in tunnel di icrs (see 
j>. 51). In America this process is known as the wet pm- 
cess, the old wet process being unknown. 

The dry process is chiefly used where the raw materials 
are of a hard nature, though it is also applicable to soft 
materials. It is^iecessary to crush and dry the materials 
before submitting them to the fine guilders, and, except 
in tile case of very wet, soft substances, the crushing is 
carried out before the drying. The type of crusher employed 
depends principally upon the nature of the materials to be 
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crushed. If these are hard and fairly dry they arc usually 
broken up in stone breakers of the swing-jaw type, or in 
gyratory crushers; the former method being “generally 
employed in this country and the latter in America. Soft, 
wet materials, however, aie crushed in rotary crushers. 

The swing-jaw crushei, of which lllakc’s Amu'broaler 
may be considered as t he t \ pe, consists of a fixed jaw, against 
which a hinged jaw is caused to swing to aipl fro by means of 
an eccentric shaft, or by some other method. Fig. 7 shows 



Fni. 7 —Section of l5ro.ulbent\s Improved Blake iStonebieaker. 

a section of Broadbcnfs J hi promt Blake Stoncbreaker. The 
swing jaw, I, is ptovided with a chilled iron or niaiigane.se 
steel face, J, whilst, the facing of the fast jaw is m two 
sections, A' 1 , A 2 , The swing jaw is caused to swing 
backwards and forwards, through a very small arc, by 
means of the pitman, I), which is alternat ely raised and 
lowered by the rotating eeecntiie shaft, A, the return of 
the swing jaw being effected by means of the drawback 
motion 1-13. The size of the crushed material is 
regulated by raising or loweimg the wedge, L. In 
a modern form of crusher, known as the Wheeling Forced 
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Feed Crusher, a rolling motion is imparted to the swing jaw, 
thus inqreasing the crushing power and output. Gyratory 
crushers,'such as Hadfield’s (lyratorij Crusher, consist essen¬ 
tially of an inverted conical shell in which a crushing cone 
• is caused to gyrate. Crackers of the coffee null type are 
occasionally employed for reducing the size of the material 
after it has been crushed by the more powerful machines 
mentioned abovy, and they may also be used for the initial 
crushing of moderately soft materials, but their use is not 
general in 'the manufacture of Portland cement. Soft 
materials are usually crushed in nulls with toothed or hedgehog 
rolls. 

At one time the crushed material was dried in vertical 
kiln-like structures, but at present rotary driers are almost 
universally employed. The simplest form of rotary drier 
consists of an inclined iron tube about 30 to 40 feet long with 
channel bars extending along its entire length. The tube 
is capable of being rotated about an axis slightly inclined 
to the horizontal. The wet material is fed in at the upper 
end of the tube, and, as it descends, is dried by the hot 
gases which pass in at the lower end from a furnace, or from 
the kilns, where rotaries (see p. 66) are employed. Special 
forms of drier are sometimes used. The Ruyyles-Coles 
drier consists of two concentric cylinders capable of revolving 
about t heir slightly inclined common axis. The wet material 
is charged into the annular space between the cylinders, 
and, as it descends, is dried by hot gases which are drawn 
through the inner cylinder, then back through the annular 
space between the cylinders, and, finally, through a flue 
leading to the exhaust fan. Instead of channel irons, 
scoops arc attached to the inner surface of the outer cylinder 
and the outer surface of the inner cylinder. In hot, dry 
countries, such as California, the materials may conveniently 
be dried without artificial aid. 

The crushed and dried material was formerly ground 
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by means of French Burr millstones, or stones with rock- 
emery faces, but this method is now obsolete, and the 
modern practice is to use the ball-mill followed by the 
tube-mill, or, in some works, to employ a single grinder such 
as the Griffin null. , 

The ball-mill is not suited for producing fine flour, but 
is one of the best mills for preliminary grinding. Ball-mills 
vary considerably in Constructional details, but consist 
essentially of a drum containing a milliter of forged steel 
balls and capable of rotation about a horizontal axis. The 
Krupp ball-mill is shown in Fig. 8. This null consists of 
a circular drum, the inner circiimfeience of which is built 
up of perforated steel grinding plates which are so arranged 
as to form steps. The drum is charged with forged steel 
balls. The material is fed in through a hopper at the side 
of the drum, and, after being crushed by the balls, which 
fall from step to step as the diuin rotates, passes through 
the holes in the grinding plates on to the coarse sieve, 
which retains the larger particles and allorfs the finer portion 
to pass through to the fine sieve, where the same process is 
repeated. The finest portion, which succeeds in passing 
both sieves, falls into the iron casing and is removed, whilst 
the remainder is returned to the interior of the drum and 
reground. In an improved form of ball-mill known as the 
Kominor mill the grinding plates are not perforated. The 
coarse particles retained by the sieves are returned through 
shoots into the drum, which they must retraverse before 
they again enter the ports leading to the sieves, thus 
receiving a much more thorough grinding between each 
sifting. The Molitor ball-mill is not provided with line 
sieves, the ground material being discharged through 
gratings placed between the steps. Sometimes edge-runner* 
are used instead of ball-mills for dry grinding. These some¬ 
what resemble the wet edge-runner shown in Fig. 5, but 
vary considerably in design. In some forms the runners 
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arc driven whilst the pan remains stat ionary, and in others 
the exact opposite is the case. Like hall-nulls, ed$‘-runneis 
must be followed by a finishing mill, or they may be used 
in conjunction with line sieves or air separators (see p. 71). 
Short tube-nulls or pte-tjnt null# an* also employed for* 
the preliminary gnnding. These lesemble life lube-null 
described below, but are shoiier and are charg'd with 
steel balls. Mills of the type of the Je([ictf pulvermr are 
also used for the preliminary grinding. In this null a spider 
carrying four hummers is caused to iotate r in a circular 
grinding chambei, and the material is giound between the 



hammers and the bieakmg plate. Soft materials may be 
ground m bar (hsiutcgiat<ns,*w\\u ]\ consist of two or more 
revolving cages airanged one within the other m con¬ 
centric ciicles. Each cage is rotated in the opposite direc¬ 
tion to the one within, and the matenal is crushed between 
the bars of the revolving cages as it passes outvaids from 
the centre of the mill. 

Tube-will vaic used for finely grinding the “grit" from 
the ball-nulls, oi^other preliminary grinders. As m the ease 
of the ball-null, then* is a consideiable vauety ot tube- 
mills which differ in details, especially in the method of 
discharge. The DaeuUen lube-mil !, which is show n in big. f), 
consists of a steel tube rapabh* of being rotated about a 
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mill through the lmllow trunnion at the inlet end, and, as 
it passes through the rotating tube, is ground by the„cnishing 
and rubbing action of the Hints, until on reaching (the further 
end it is discharged I hrougli grids arranged mound the cir¬ 
cumference of the tube, into an annular casing from yfluch it« 
is conveyed to the stm age bins. ( ] om pound milk i it which t he 
ball-mill is combined with the tube-mill are also employed. 

Centrifugal roller mills provided w it h sieves, in which t he 
grinding is usually completed m one operation, arc some¬ 
times used for grinding (he raw materials, A typieal null 
of this class, known as the (injjin mill, is shown m lug. 111. 
In this mill a roller, 31, to the under side of which shoes 
or ploughs aio attached, is secured to the lower end of the 
shaft, 1, which is suspended from the centre of! he horntnnlat 
driving pulley, 17, by means of the umveisal joint, 

The roller swings and rotates within the grinding ring which 
is held in the base pan, HI. Attached to the latter is a 
sieve frame, 44, cm lying a cylindrical sieve surrounded 
by a sheet-iron casing, and above this is the conical shield, 
25, through which the shaft: passes. The raw material is 
fed into the hopper, 51, and is conveyed by means of the 
worm, 49, into the base, pan, where it is ground between 
the roller and the grinding ring, the shoes attached to the 
former stirring it up and fmciyg it between the,roller and the 
die. The fine particles arc winnowed by the fans, 7, and 
passing through the sieve, fall t hrough a number of openings 
arranged around the base pan into the receptacle belmv, 
from which the ground material is removed by means of 
a worm conveyor. A larger and more powerful form of 
this mill is known as the (hunt <injjin mill. Other centn- 
fugal roller mills are the Nruss mill, the Rradki/ three-roll 
mill, the Roulette mill, and the Fuller-Ijchigh null. In the 
Roulette and Fuller-Lehigh mills the rollers are replaced 
by balls which are driven by propelling lugs. 

A somewhat similar class of mill, in which the grinding 
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pressure is obtained fiy means of powerful springs, is also 
used. The Kent mill is the type of this class of grinder. In 
this mill there are three rollers arranged inside a grinding 
ring which is caused to rotate by means of the friction of 
.the topmost roll. A modern improved form of this mill is 
known as «the Maxecon mill; it operates on exactly the 
same principle as the older Kent mill, but is more powerful 
and has been considerably improved in structural details. 
The Slurlcvant ring-roll mill is somewhat similar in principle 
to the Kent mill, hut the grinding ring is connected to the 
driving shaft instead of being driven by friction against one 
of the rolls. As these three mills are not provided with 
sieves they can only be used for preliminary grinding unless 
a separate sifting apparatus is provided. 

The ground material from the finishing mills is known as 
raw meal, raw Jlour, or com pa. It is tested for fineness, and 
the content of calcium carbonate determined, any necessary 
alterations being made. When rotary kilns are used, the 
compo is convoyed direct to the small bins from which the 
kilns are supplied, but in other cases it is stored m large 
mixing silos, where it is kept constantly stirred. When 
required the raw flour from the silos is mixed with water and 
made into briquettes which are dried by means of the waste 
heat from the kilns, or, especially on the Continent, in tunnel 
driers (see p. 51). Sometimes a little, lime is added to the 
raw flour in order to increase its binding power, and some¬ 
times the raw flour and fuel are mixed together and made 
into briquettes. In some works a combination of the wet 
and dry processes is employed, a wet slurry being made 
from the soft material and a dry flour from the hard. Tho 
two materials are then pugged in the correct proportions and 
made into briquettes. 

The raw materials must now be heated to the point of 
incipient fusion (i.e. to about 1400° C.). The water is first 
driven off, then, as the temperature rises, the carbonates 
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are decomposed, carbon dioxide bciitg evolved, and finally, 
at tho clinkering temperature, combination takes plain 
between tbe free lime and the silica, alumina, aiubiron oxide 
of tbe clayey portion. The kilns in which this operation 
is carried out are of several types, but they may be classilinl, 
under two general beads, stationary or vertical kilns and 
rotary kilns, and tbe former class may be subdivided into 
intermittent and continuous kilns, according to whether the 
burnt product is removed before adding a fresh charge, 
or whether the fuel and raw material are gi'iu^iaHy fed into 
the kiln as the burnt clinker is wit lull awn. The rolifty kiln 
is always a continuous kiln. The intermittent, kiln in all its 
forms is obsolete and is only of historical interest, though 
it is still used ill some old and small works; stationaiy 
continuous kilns are much used, especially on t he ('out incut ; 
but the rotary kiln is the most popular at the present, 
time, especially ill America, where it is almost universally 
employed. 

The simplest, form of intermittent kmi is that known 
as the dome or battle, kiln, which is similar to the common 
lime kiln, but usually lias a tapering chimney in order to 
increase the draught. Although capable of producing 
excellent clinker tins kiln is extravagant as regards fuel. 
Several modifications have been introduced, some of which 
are still in use in old works. In the Johnson kiln the slurry 
is dried ready for the, next, charge m a long, slightly inclined, 
arched drying chamber winch connects the calcining port.ion 
of the kiln to the somewhat lofty chimney. The floor of 
this chamber is of the same width as the kiln and is of 
sufficient length to hold enough slurry to till the kiln. The 
Batchelor kiln has two or three arched drying chambers, 
placed one above tbe other, with flues beneath the lower 
tier. The hot gases from the kiln pass through the drying 
chambers and flues and are finally discharged through a 
chimney at the rear. 



G4 PORTLAND CEMENT 

\ 

The Hoffman ring kiln described on p. 42 is also used 
for burning Portland cement clinker. It may be regarded 
as intermediate between the intermittent and continuous 
classes of stationary kiln, because each of the chambers 
in whicji it is divided acts as an intermittent kiln although 
the kiln considered as a whole is continuous. 



As most of the continuous stationary kilns resemble 
a tall chimney they are known as shaft kilns, and because 
they are sometimes divided into zones or stages they are 
also called stage Mins (Etageofen). They are more common 
on the Continent, where the dry process is largely employed, 

















VERTICAL CEMENT RIIA'S • . CJ 

than in this country. A modern form of the Dielzsch kiln 
shown in Fig. 11, which represents two kilns placed back 
to back as in the usual arrangement, may be taken as a 
type of this class of kiln. It consists of four zones or 
sections surmounted by a chimney. The dry slurry, in the • 
form of half-bricks, is introduced through the loading eye, 
E, into the preheating zone, .1, where it is gradually heated 
to redness by the hot gases as they pass from the lower 
part of the kiln on their way to the chimney. The fuel is 
introduced through the doors, F, into the miting zone, It, 
where it is mixed with the hot, cement material, and t.fie hot 
mixture is raked into the biirnmif or chvkenmj zone, C, 
where it is heated to the nspiisite temperature. The, hot 
clinker passes down from this zone into t he coolin') zone, 1), 
any masses which adhere to the walls being pushed down 
by means of iron tools thrust through the openings, (1, 
The clinker in I) is cooled by the air entering at the grate, 
II, and is withdrawn at. regular intervals, a further supply 
of raw material and fuel being added I lirough Ii and F. The 
usual fuel employed in tins kiln is small coal,and the amount 
used is about 17 to 20 per cent, of the weight of the clinker 
produced. The output of the double kiln is from 20 to 
30 tons [icr day. In the Atdbori / kiln the heating zone is 
placed directly above the, clinkering zone, and the. latter 
is considerably constricted. Firing holes provided with 
iron covers are placed at intervals around the kiln. The 
coal consumption of this kiln is from 12 to 15 per cent, 
of the weight of burnt clinker, and the output is from 12 to 
14 tons per day. The “ 11 ” kiln is somewhat similar to 
the Aalborg kiln, but is characterized by possessing two 
preheating chambers, with a passage between; the fuel is 
introduced into tSe clinkering chamber through holes in 
the floor of this passage. The Schneiier kiln consists of a 
plain cylindrical shaft connected to a chimney by means 
of a conical hood, or a number of kilns may be connected 
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to the same chimney by means of flues. The lining of the 
clinkering zone is protected by a thin layer of finely crushed 
raw material which is placed between the charge and the 
lining by means of a special filling ring. Sometimes this 
kiln is .worked with forced draught, in which case the raw 
material is mixed with coke breeze and the mixture made 
into briquettes. Other well-known shaft kilns are the 
llauenschild , the Uolop, and the Stein Itibbed kilns. The last- 
mentioned kiln consists of a cylinder built up of cast-iron 
rings, suppo. ted on short masonry columns, and surmounted 
at the top by a conical iron hood, which supports the 
chimney. 

The rotary kiln is the most modern form of cement kiln, 
and also the most popular, especially in America, where it 
is rapidly becoming universal. The kiln consists essentially 
of a steel cylinder lined with fire-brick, which is capable of 
being slowly rotated about an axis slightly inclined to the 
horizontal. This type of kiln is very economical in labour, 
but not in fuel, As from 301 o 40 t ons of dry coal arc required 
per 100 tons of burnt clinker. It has the great, advantage 
that the calcination of the clinker can be controlled by the 
burner to a greater extent than in any other type of kiln. 

The first practical kiln of this type was patented in 1885 
by ltansome, who is usually regarded as the inventor of 
the rotary kiln, though Crampton patented a kiln of this 
type as far back as 1877. llansome’s kiln consisted of a 
slightly inclined iron cylinder 25 feet long and 5 feet in 
diameter, supported on rollers, and rotated by means of 
worm gearing. It was lined with fire-bricks, every fourth 
row being set edgewise so as to form longitudinal ridges. 
The dried and ground raw materials entered the cylinder 
at the upper end, and, as they slowly descended, they were 
raised to the clinkering temperature, and finally discharged 
at the lower end. The fuel employed was producer gas, 
which entered the cylinder at the lower end, where it was 



1 


TIIE ROTARY j^ILN 

• 

burnt, Ransome claimed that this method of calcination 
would abolish the necessity for crushing the clinker before 
grinding, but it was found that at the temperature to which 
it had to bo, raised the material caked together and tlm 
clinker obtained was always in the form of small, but iweced- 
ingly hard, lumps. After many trials this kiln was abandoned 
by English cement mami fact urers, the various improvement s 
effected by Stokes sharing the same fa^e. Some years 
later, however, the idea was again taken up, this time, in 
America, and tlirmiyh the efforts of Hurry atnl Seiynan, 
Giron, Newberry, and others, it soon proved a success. 
The length of the cylinder was considerably increased and 
finely ground coal dust was substituted for the producer 
gas or oil which were used for fuel m the earlier kilns. 

The cylinders' of modern rotary kilns are usually from 
6 to tl feet in diameter, and from 100 to 150 feet in length, 
but t hey are, sometimes made much larger than this. They 
arc generally constructed of si cel plates, riveted to butt 
straps, amt lined with suitable material, usually bricks. 
(trdmary building bricks may be used for the romparalively 
cool upper end, and common tiio-brieks for the central 
portion, but tlirt hot lower end of the cylinder must be 
lined with special fire-bricks which should contain about 
41 per cent, of silica anil -1!) pee cent, of alumina. A layer 
of asbestos has sometimes lucn placed behind the fire¬ 
bricks, but the plan is of doubtful value. In many work* 
a concrete lining is used, the concrete being made with 
about two parts of hard burnt clinker, and one to one and a 
half parts of cement. The clinker must be at least small 
enough to pass through a sieve with a half-inch mesh. 
The cylinders mayjiavc parallel Sides or they may be made 
tapering at the. upper end, or one portion may be made 
larger than the other as shown m Fig. 12. Although the 
last-mentioned form was originally adopted in order to 
utilize two short cylinders of different diameters which 
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would otherwise have had to be scrapped, it has been proved 
to give a larger output than the parallel-sided form and 
to decrease the tendency of the clinker to adhere to the 
lining of the cylinder, so that it has become the most popular 
form. The cylinder is carried on two or moro pairs of* 
roller bearings placed at a convenient distance 'apart, and 
is rotated by means of a split, toothed wheel which is 
actuated by a worm-wheel driven by ijeans of suitable 
reduction gearing. It is customary to employ some form 
of speed-changing device, usually a three-speed gear, to 
regulate the rate of rotation, in order to have the feed, etc., 
under proper control. The rate of rotation usually varies 
between 20 and 00 revolutions per liour, and depends upon 
the slope of the kiln, the nature of the raw materials, and 
the thermal conditions inside the kiln. 

The upper end of the cylinder terminates in a due leading 
to a chimney, or, if the kilns are worked in batteries, one 
large chimney may he connected to several kilns by means 
of tlues provided with dampers; and, as tlTe kiln gases are 
heavily laden with dust.it is necessary to pass them through 
some form of dust chamber in which the dust is deposited 
before they reach the chimney. This dust chamber usually 
consists of two chambers separated by means of a wall m 
which there are openings. The gases are caused to pass 
downwards in the lirst chamber, and, through the openings 
in the wall, into the second chamber, from which they pass 
to the flue leading to the chimney. The accumulated 
dust is removed either periodically or continuously. The 
apparatus for the introduction of the raw materials into 
the kiln is placed above the dust chamber (see I'hg. 12). 
When the semi-wjt process is employed the slurry is pumped 
from the mixers into a tank connected to the kilns by means 
of a feed-shoot , but when the dry process is used, the Hour 
may be delivered from the storage bins into the kiln by 
means of a worm conveyor, or fed by means of a worm into 
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a trough containing knives or arms attached to a rotary 
shaft. As the material travels along this trough, water is 
added by means of a perforated pipe placed over t he trough, 
and the granular paste thus formed falls in small lumps 
into a shoot leading into the kiln. 

At the lower end of the cylinder is the hln hood, which 
is often mounted on wheels, so that it can be. run back when 
required. The hood is generally made of steel plate and is 
lined with fire-brick. It is provided with a door, two or 
three sighti) g holes, and the burner. In modern practice 
it is almost universal to use finely ground bituminous coal 
dust for the fuel, but natural gas, producer gas, and petro¬ 
leum arc also used to sonic extent. The coal must be 
thoroughly dried, and ground so finely that, it only leaves a 
residue of about 15 per cent, on a sieve containing 1HII 
meshes per linear inch. This finely divided coal is very 
explosive, so that it must be handled with great care; it 
cannot be stored, but must be used as soon as it lias been 
ground. Whorl an initial crushing is required before 
drying, this is usually carried out in hedgehog rolls, but 
sometimes swing-jaw crushers (see p. 55) or crackers of 
the coffee-mill type (sec p, 50) are used for this purpose. 
The crushed material is then dried, generally in a rotary 
drier similar to that described on p. 50, heated by means of 
the hot air from the clinker coolers, or by a separate furnace. 
The dry coal is next ground, usually in a Griffin mill (see 
p. 61) or in ball and tube-mills (see pp. 57, 00), alter which 
it is conveyed to hoppers placed over the lower end of the 
kiln. It is blown into the cylinder by means of a fan, by 
compressed air, or by some other means, and immediately 
bursts into flame. 

As the raw material gradually descends the cylinder 
it first becomes dehydrated; when about half-way down 
tho limestone is decomposed and carbon dioxide is evolved; 
then, as the material passes further down, reactions take 
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place between the lime ami the silica, alumina, etc., and 
the mass becomes heated to the clinkering temperature, 
and is finally discharged in the form of little balls varying 
in size from that of a pea to that of a walnut, into the 
cooler. In this country and on the Continent the most* 
usual form of cooler is an inclined rotating cylinder about, 
30 to 50 feet in length and 1 to 5 feet in diameter, suppoi led 
and rotated in a similar manner to the lain, The interior 
of this cylinder is provided with a number of channel 
irons, so that as it rotates, the clinker is continually lifted 
up by these irons and caused to fall, thus being fully 
exposed to a current of air which passes tlnough the 
cylinder on its way to the kiln. The cooler therefore serves 
the double purpose of cooling the clinker and heating the 
air supply of the kiln. In Ameriea it. is more usual to 
employ vertical coolers. The earlier forms consist of a 
vertical tower, the interior of which is provided with conical 
bailies. The hot clinker is discharged from the kiln into 
a pit from which it is raised by means of an elevator to 
the top of the cooler. As it descends the latter it is spread 
over tile conical sui faces, and thus exposed to a current of 
cold air supplied through branches from a central blast- 
pipe. Sometimes the clinker is partially cooled by sprink¬ 
ling it with water as it descends into the hoot of the 
elevator. When this type of cooler is used the whole of 
the heat given up by the clinker is lost, lmt in the later 
tonus of vertical cooler a portion of this heat is utilized. 
In the Mossrr cooler there arc two cylinders, one within 
the other. The cold air enters the central blast pipe, anil, 
passing through holes arranged in rings at intervals of 
5 feet along theypipe, enters the inner cylinder, where it 
cools the clinker. The heated air then passes through 
holes in the wall of this cylinder, into the outer one, from 
which it is conveyed to the coal feed. Shaking coolers 

are also used in some works. In these, the hot clinker 

• 
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from the kiln falls into an enclosed inclined tray, the bottom 
of which is formed by a series of steps. The vibration 
imparted l to the clinker by the shaking motion of the tray 
gradually carries it to the lower end, where it is discharged. 
Cold a»r is drawn in at both ends of the tray, and, after 
cooling tlie clinker, is discharged into a hot-air chamber, 
and thence to the kiln. 

The clinker may be ground as soon as it is cool, or it 
may hectored for a time and ground as required. The 
latter course? may be adopted because clinker can be stored 
more satisfactorily than ground cement, but the clinker 
from the rotary kilns is often stored for a few weeks in 
order to allow it to soften. The effect of this treatment 
depends, however, upon the degree of burning and the 
composition of the clinker ; low-limed clinkers readily fall 
to powder, and those which are higher in alumina crumble 
more readily than those which are more siliceous. 

Properly burnt clinker is a dark brown or greenish- 
black, hard, but somewhat porous material. When under- 
burnt, however, it is comparatively soft and generally 
has a greenish-grey colour, but it may be yellow or pink, 
or even of a reddish or purple tint. It is known as half- 
burrd , slack, or pink. Overburnt clinker is hard and noil- 
porous, it is usually of a bluish-black colour, with a metallic 
appearance. The clinker from vertical kilns is commonly 
in large lumps, and always contains some underburnt 
and overburnt material. Before it is ground it is 
necessary to pick out all the underburnt and overburnt 
jiieces ; particularly the former, because, owing to the free 
lime which they may contain, these are actually harmful to 
the cement. This underburnt material is usually thrown 
aside and reburnt. The clinker from rotary kilns is in 
the form of small rounded lumps, which are much harder, 
and usually much darker in colour, than that from vertical 
kilns; like the latter, it usually contains some underburnt 
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and overburnt material, blit these should only be present 
in small quantities. 

The clinker from vertical kilns is first flushed in 
machines of the swing-jaw type (see p. 55) or between 
toothed crushing rolls, and is then ground to a line.pmvder. 
At one time french burr millstones were alwifys used ior 
this purpose, hut at the present time these are only used 
in some old works, and the grinding is carried out m mills 
of various types. The ball-null (see p. 57) followed by 
the tube-mill (see p. 59) is the most usuaUarian^ement, 
hut any of the mills described on pp. 57 to 02 may he 
employed. In many old works tile millstones and edge- 
runners are retained as eoaise grinders, pichminary to 
the finishing nulls, A mnvlen.i Inill-tHiU m eoiubinal ion 
with a Selector sifting machine (see p. 7-1) has icccnlly 
been introduced m Germany tor gi Hiding Portland cement 
clinker, and also for grinding the raw materials. It is 
claimed for this arrangement that the output is about 
20 per cent, higher than that of other liiai limes, for cement 
of the same degree of fineness, and that a superfine cement, 
known as Selector cement, may he prepared by it, at the same 
(Hist as ordinary Portland cement prepared liv other means. 
Of course cement of the same degree of fineness can lie 
prepared in nulls other tluyi the sicvelcss hall-null, and 
there is no difference between the cement, thus produced 
and selector cement. The clinker from rotaiy kilns docs 
not usually require any preliminary grinding because of 
its small size, but oil account of its extreme baldness it 
is more difficult, to guild than the clinker from vertical 
kilns. The same types of null arc employed for grinding 
the clinker in either ease. 

Even when vertical kilns are used it, is sometimes 
necessary to treat the clinker in order to regulate the 
setting time; when rotaries are used, however, such treat¬ 
ment is imperative, because the ground cement sets almost 
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instantaneously if the clinker is ground as it comes from 
the coolers, and used without any further treatment. 
The most' usual method of regulating the setting time is 
to add a little gypsum or plaster of Paris to the clinker 
■ before ,or during the grinding, but sometimes the same 
result is Obtained by moistening the clinker with water, 
or a combination of the two methods may bo employed. 
Where tube-mills aro used as finishing mills, Bomber’s 
method of regulating the setting time may be employed 
with advantage. In this method, steam under a suitablo 
pressure is passed into the tube-null, through the hollow 
trunnion at the feed end ; the setting time of the finished 
cement depends upon the pressure of the steam 
admitted. 

Most of the modern grinding machines used in the 
cement industry are provided with suitable sieves, but 
when edge-runners are employed for grinding the clinker, 
the ground cement is conveyed from the mills to an elevator 
which raises it to the sieves by which the coarser particles 
are retained, and returned for further reduction, whilst 
the fine Hour passes on and is conveyed to the warehouse, 
where it is deposited in bins or silos. The sieves used for 
this purpose are of various kinds and shapes; revolving 
ones of circular, hexagonal or octagonal cross-section are 
frequently employed, as are also flat, shaking sieves. Air 
separators are much more efficient than sieves for this 
purpose, and their use is rapidly increasing. These are 
all modifications of the original Mumford and Moodie 
or Askham air separator, which was introduced about the 
year 1884. In all cases the fine and coarse particles ate 
separated by means of a current of air. ( One of the most 
modern and also one of the best of these separators is 
the Selector, which is shown in section in Fig. 13. In 
this separator the rotating spreader extends almost to 
the outer casing, and beneath it a number of rotating sheet 
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steel rings are arranged with spaces fie tween. The material 
is fed on to the spreader and is driven outwards, by ccntri- 
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Fia. 13.—The {Selector. 


fugal force, into the space between the inner and outer 
casings, whilst a current of air, produced by means of 
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’ rotating Ians placed beneath the steel rings, is caused to 
pass through the floating material in the direction shown 
by the arfows. The fine flour is borne by this air current 
through the spaces between the rotating rings and delivered 
'into the inner casing, whilst the coarser particles are again 
driven outtvards, by centrifugal force, and escape by way 
of the outer casing. 

The finished cement is conveyed by means of elevators 
and conveyors to the storage bins or silos, where it may 
be kept for stveral weeks before packing. In this country 
it is usual to store the cement in flat-bottomed bins, the 
floors of which are level with the loading platform, the 
cement being dug out of these bins and packed by band. 
In some Continental works silos with hopper-shaped bottoms 
are used, from which the cement is discharged through a 
spout into sacks or casks placed beneath. In most American 
works the silos have slightly sloping floors and automati¬ 
cally discharge their contents into a common tunnel, where 
the cement is conveyed to the packing room by means of a 
screw' conveyor. Both on the Continent and in America- 
the packing is often effected by means of automatic 
machines, hut in this country it is usually carried out by 
hand. 

Owing to the large arnoupt. of dust generated at most 
of the st ages of the process of cement manufacture, especially 
where the older methods of grinding are employed, it is 
necessary that this should be collected. Expansion 
chambers, such as those described on p. 69, are the only 
means available for separating the dust from gases at a 
high temperature, as in the case of the air from the driers, 
kilns, and coolers. These chambers may also be used for 
collecting the dust from the crushing and grinding mills, 
but in this cas e filters and collectors depending upon centri¬ 
fugal force are also employed, the last-mentioned are, 
however, usually less satisfactory than the filters. In the 
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Beth dust collector, the dust-laden air is drawn through a 
number of cylindrical sleeves made of textile, material, 
and the dust is left adhering to the interior of«t1io latter. 
The sleeves are automatically cleaned from adhering dust, 
which falls into the hopper bottom of the box containing 
them, and is removed by means of a screw conveyor. 

Commercial Portland cement should be of a cold bluish- 
grey colour ; a brownish, “ foxey ” appearance indicating 
an excess of clay, the use of an unsuitable clay or an under- 
burnt cement. The specific gravity should not be less 
than 310. The cement, should be very finely groilml, as 
only the finest particles are of value as a cementing material, i 
Formerly, Portland cement, was much too coarsely ground, 
but in modern practice it, is not unusual to produce cement 
of such a degree of fineness that less than 10 per cent, is 
retained on a sieve containing ISO meshes to the linear 
inch, and the tendency is to increase the fineness of grinding. 
The setting time varies considerably, according to the 
treatment the cement lias received durmg manufacture 
(see p. 73). In this country cements are graded according 
to their setting time into “quick” setting, “medium” 
setting, and “ slow ” set ting cements, Portland cement 
is much stronger than any other hydraulic calcareous 
cement. The tensile strength of the neat cement, after 
seven days, is generally between 500 and 700 lbs. to the 
square inch, and the crushing strength is usually about ten 
times as great. Both the tensile and crushing strength 
increase during a period extending over a year or more; 
they are greater with neat cement than with mixtures of 
cement and sand, the decrease in strength being propor¬ 
tional to the an^ount of sand used. 

Although Portland cement may be made from a variety 
of raw materials, the composition of the finished product is 


1 D. B. Butler, Proc, Inst. Civ. Eng., 1898, 133, 343 
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practically constant. The essential constituents are lime, 
silica, and alumina ; loss important components are oxides 
of iron, magnesia, and the alkalies, whilst sulphur is usually 
present in small amounts. Carbon dioxide and water are 
■not found in any notable quantities except in old or im¬ 
properly burned samples. 

According to the British Standard Specification for 
Portland cement (1915) the proportion of lime to silica and 
alumina (calculated on the chemical equivalents) must, not 
CaO 

be greater than the ratio - -- = 2'85, or less than 

biOH-AUOa 

, ■ 

the ratio - --2 0, whilst according to the 

fciO s f-AM) 3 n 

Berman “ Normcn ” this ratio (based on actual weights) 
must not. be less than i'7, no higher limit being specified. 
It, is often said that there should be no free lime present, 
or the cement will “blow” and disintegrate, after setting, 
owing to the slaking of the lime, but. it is very improbable 
that ordinary lice lime is ever found in modern Portland 
cement. 

Magnesia is nearly always present in small amounts. 
It combines with silica and alumina to form silicates and 
aluminat.es similar to the corresponding calcium compounds, 
but which hydrate much more slowly, so that a cement 
consisting of a mixture of calcium and magnesium silicates 
and aluminates is likely to suffer disruption after setting. 
According to Messrs. Newberry the silicates and alumi¬ 
nates of magnesium possess no hydraulic properties, and 
magnesia is incapable of replacing lime in cement mixtures. 
The, British Standard Specification (1915) does not permit 
more than 3 per cent, of magnesia in Portland cement, 
whilst the German “Normcn” allows as much as 4 per 
cent. 

The presence of oxides of iron is the principal cause of 
the colour of commercial Portland cement, the pure material 
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being almost snow white in colour. At. t he clinkering tempe¬ 
rature these oxides combine with the lime to formyernto) 
which, according to Lo Chatelior, slake ami dccunvpfjse m 
the presence of water, but do not, set. If any sulphides 
arc present these react, with the iron compounds to form 
ferrous sulphide, which is afterwards oxidized ,! (/ferrous 
oxide, and finally to ferric oxide. 

The only alkahes usually found m Portland cement, are 
soda and potash;. These are mainly derivM from the clays 
and clay shales ; they are generally present y> the, extent, 
of about 0 5 to VO per cent,, m the form of silicate*. As 
some ofthc.se silicates are soluble m water, the) may play all 
important part as carriers of silicic acid during the setting 
of the cement. 

The sulphur in Portland cement is derived in part, from 
• the calcium sulphate and iron pyntcs (iron sulphide, l'eS 2 j 
present m the clay and clay shales, m part from the fuel, 
and in part to the gypsum or plaster of Paris which is 
usually added after calcination m order to retard the 
setting time. The presence of sulphur ill the raw materials 
or fuel is always objectionable, owing to its tendency to 
become reduced to sulphide dining the calcination. The 
sulphide then decomposes the ferrites with the formation 
of iron sulphide, and ultimately of iron oxides. Small 
amounts of calcium sulphate added after calcination are 
not only harmless, but are necessary to regulate the setting 
time. Larger quantities are, however, injurious because 
they lead to the formation of the highly expansive calcium 
Bulpho-aluminate, and also because calcium sulphate, is a 
much softer substance than Portland cement, and, owing 
to its greater solubility in water, is liable, to be washed 
out of the mortair. The British Standard Specification 
(1915) allow a maximum of 2■ 75 per cent, of sulphur 
trioxide (sulphuric anhydride. S0 ;i ), and the Berman 
“ Normen ” fixes the limit at 2 5 per cent.. 
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The following are typical analyses of Portland cement:— 


( 


No. 1. 

No. 2. 

No. 3. 

Limo *■.. 


.. 0107 

62-12 

02-80 

Silica 


.. 2174 

22-82 

23-49 

Alumina 


.. 8-01 

701 

6-34 

Fcrr/c oxide 


.. 4-35 

3-49 

2-85 

Magnesia 


.. 104 

M0 

107 

Alkalies, etc. .. 


.. 0-83 

0'54 

0-08 

Sulphur trioxido 


.. 0-94 

104 

0-90 

Loss on ignition 


.. 0-81 

1-03 

0 98 

Insoluble residi/o 


.. 108 

0'8» 

0-94 

f 


90 87 

10004 

100-05 


The properties of Portland cement do not, however, 
depend so much upon the proportions of the constituents 
mentioned above as upon their state of combination, and 
a great deal of work has been done on the constitution of 
cement clinker and the processes of setting and hardening. 
These investigations, which include those of other hydraulic 
calcareous cements, have been carried out along four 
different lines. .(1) By the analysis of the cements and 
the study of their chemical and physical properties. (2) By 
the synthesis of the probable or possible constituents of 
the cements, and the comparison of the properties of tho 
products thus obtained with those of cements. (3) By the 
microscopic examination of cement clinker and of hardened 
cement. (4) By the investigation of the reactions which 
occur during the formation and cooling of cement clinker, 
especially by observing the changes in the electric con¬ 
ductivity. Conclusions which have been arrived at as a 
result of investigations on several different lines are, of 
course, the most trustworthy, but no generally acceptable 
complete theory has yet been put forward, and much 
more research work remains to be done befdre these questions 
are finally settled. 

1. But little regarding the constitution of cements can 
be learnt from their analysis, or from the study of their 
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chemical properties, although, of coftrse, the composition 
which gives the best results can be ascertained by these 
methods. This was naturally the earliest nyhhod of 
investigation, but, although it produced good results as 
far as the early study of the hydraulic limes was concerned, 
(see p. 7) it is practically abandoned at the prgsont time 
for other methods. 

2. In the synthetic method the supposed constituents 
are built up from pure lime, silica, aluinnfe, etc., mixed in 
definite proportions, and the behaviour of thj compounds 
thus obtained is then investigated. Fremy was (the of 
the first chemists to employ this method of studying the 
constitution of the hydraulic limes and cements (see p. 8). 
Some years afterwards Landrin studied the calcium silicates, 
but the most striking advance in our knowledge of the 
chemistry of Portland cement was made by Le Ohatelier. 1 
According t o this investigator, tricalcium silicate, 3C'a().8i( > 2 » 
is the constituent to which the hardening of Portland 
cement is due, whilst the initial setting of the cement is 
principally due to tricalcium illuminate, 3CaO.AUU but 
also to dicalcium aluminate, 2CaO.Al 2 0 3 , and monocalcium 
aluminate, CaO.ALOg, as all three compounds set in water. 
Tricalcium silicate cannot be formed by the direct com¬ 
bination of lime and silica, but is produced in the cement 
clinker by the fusion of lime and a silicate. Dicalciuni 
silicate, 2CaO Si0 2 , forms twinned crystals, which, owing 
to the unequal contraction of the opposite faces, separate 
on cooling and thus cause the spontaneous disintegration of 
cement clinker. Monocalcium silicate is unacted upon by 
water, and can therefore have no effect upon the hardening 
of the cement. Later on S. B. and W. B. Newberry - found 

1 H. Le Chatelier, Compt. rent!., 1882, 94. 807 ; 1883, 96, 1050. 
Annalea des Mines, 1887 (8), 11, 345. Jiecherches Experimental) sur 
la Constitution des Mortiers Ilydrauliques , 1904. 

1 S. B. and W. B. Newberry, Jour. Soc. C’liem. Ind., 1897,16, 887. 
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that when powdered tricalcium aluminate was mixed with 
water it cracked after setting and completely disintegrated 
when immersed in water. They also claimed to have 
prepared tricalcium silicate by the direct union of lime with 
silica. According to these investigators, the most important 
constituents of Portland cement clinker are tricalcium 
silicate and diculcium aluminate. In 1906 Day, Sheppcrd, 
and Wright 1 attempted to show that tricalcium silicate 
cannot be prepared from lime and silica alone, and that the 
material prewired by MeSsis. Newberry consisted of an 
intimate intergrowth of crystals of lime and of calcium 
orthosilicate. More recent work, however, has fully demon¬ 
strated the existence of tricalcium silicate, and its presence 
in Portland cement. Although the synthetic method was 
used in these investigations the microscope played an 
important part in the study of properties of the products 
obtained. .Richardson also has studied the optical and other 
properties of the silicates and illuminates of calcium, and 
has shown that tricalcium silicate is moderately hydraulic, 
dicalcium silicate is much less so, and monocalcium silicate 
has little or no hydraulic properties. Monocalcium aluminate 
was not considered to be sufficiently basic to enable it to 
exist in the free state in such a basic material as Portland 
cement. 

3. Two methods of investigation by the microscope 
are employed. In the first a chip of clinker of suitable 
size is ground down to a sufficient thinness, polished on 
both sides, and mounted on a microscope slide, after 
which the specimen is examined by transmitted light 
by means of a petrological microscope, and the various 
constituents identified. Owing to the difficulty of pre¬ 
paring such thin specimens it is more convenient to adopt 

1 A. L. Day. E. S. Shepherd and F. E. Wright, Amer. J. Sci., 
190ft (4), 22, 205. 
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the second method, which is similar to that used by metalln- 
graphists. In this method ono side only of a sipall piece 
of clinker is ground, polished, and etched with'a suitable 
medium. The surface is then examined under the micro¬ 
scope by means of reflected light. When the surface i» 
etched with a one per cent, alcoholic solution of hydrochloric 
acid, and examined under the microscope, a number of 
crystalline grains are observed imbedded in an inter- 
crystalline mall ix. The structure of the clinker from rotary 
kilns is essentially the same as that from vertical kilns, 
except that it is usually much liner. This method has the 
advantage that it can lie used to examine the hardened 
cement, which is much too soft to prepare such thin specimens 
as are required for the first method of examination. 

At least four different kinds of crystals were observed by 
Le Chatclier and also by Tdrnebohm, 1 who proposed the 
names “ alitc,” “ belile," “cclile,” and “felite,” by which 
these constituents are generally known. Alitc is in the form 
of nearly colourless crystals belonging to the rhombic system. 
It appears to be the, principalconstituent of Portland cement 
clinker, and the greater the proportion of lime in the clinker 
the greater the quantity of ahte found in the clinker. It 
forms the crystalline grains observed in etched clinker. 
Pure alitc has been prepare^ and found to contain lime, 
silica, alumina, ferrous oxide, and magnesia. Accor.ling 
to Le Chatclier some of the grappiers (see p. 18) consist 
almost entirely of alite. ihlitc is not so light coloured as 
alite, and generally shows fine strife. It is not always present 
in cement clinker, but is generally found in samples which 
are poor in lime. Cclile appears to be the only other 
essential constituent besides alito of Portland cement 
clinker. It is evidently the. more fusible portion of the 
clinker, because it forms a matrix between the grains of 
alite, so that it must have been in a state of fusion at the 

1 Tomobohm, Veber die Pctrographie dee Porllandzcments, 1SD7. # 
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clinkering temperature. Celite is of a deep brownish orange 
colour ; it contains more iron than docs alite, and an increase 
in the proportion of ferric oxide in the clinker results in a 
corresponding increase in the amount of celite. Felile is not 
•often fo,und in cement clinker, but is a constituent of blast 
furnace slufg; the calcination of the clinker at a high tempe¬ 
rature favours the produc tion of this constituent. 1 Richard¬ 
son 2 considered that cement clinker should be regarded as 
an alloy ; in the 'base of pure cement the alite was thought 
to be a solid solution of tricalcium silicate in tricalcium 
illuminate, and the celite a solid solution of dicalcium 
silicate in dicalcium aluminate, whilst commercial Portland 
cement was regarded as a complex alloy which also con¬ 
tained compounds of iron oxide and lime corresponding 
to the aluminates. The magnesia, alkalies, and sulphur 
tiioxiile were regarded as non-essential constituents. The 
solid solution theory found great favour with other in¬ 
vestigators and was almost universally held for a time. 
It has, however, had to be abandoned, and Richardson 
has since admitted the error of his former conclusions, which 
were due to the insufficiency of the older petrographic 
methods. 3 Keiserman 4 lias investigated the specific absorp¬ 
tion capacity of the chief constituents of cement for a large 
number of dyes, and finds that palmi-blue is the best dye 
for the detection of alumina, alcoholic anthropurpurin for 
free lime, a solution of methylene blue in acetic acid for 
combined silica, and a neutral solution of the same dye 
for free amorphous silica. Employing his staining process, 
lie has made a microscopic examination of cement, from 
the results of which lie concludes that it is a conglomerate 
of dicalcium silicate and tricalcium aluminatc, the presence 

1 H. Kappen, Tonind. Zeit., 1905 29, 370. 

1 a Richardson, ibid., 1903, 27, 942. Cement, 1903, 4, 27(5. 

8 A. A. Klein, Tram. Faraday For., 1919, 14, 14. 

* fi. Keiserman, Roll, Chem. Beiliefte, 1910 1, 423. Cement and 
Eng, News, 1911, 23, fi and 6G. 
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of alumino-silicates being considered improbable. The 
proportions in which the constituents exist in the clinker 
correspond to the formula 4(2Ca0.Si0 2 ) + 3Ca(J.AI 2 0 3 . 

4. The most usual method of investigating the reactions 
which take place during the formation and cooling of cement 
clinker is by means of the changes in the electrical conduc¬ 
tivity of the mixture. Here again, however, recourse may 
be had to the microscope and the heat-microscope, and also 
to the preparation of pure synthetic materials. Hitter and 
Jesser 1 have made a thermal and microscopical s^udy of 
the change which takes place during the sintering process 
in the manufacture of Portland cement, and have found 
that the conductivity gradually increases until a tempera¬ 
ture of 1375° C. is attained. At this point, and also at 
1500°, the process is endothermic, but between 1425° and 
1430° C. the reaction is strongly exothermic. The sintering 
of the particles can be observed by means of the heat- 
microscope at about 1375°, and between 1425° and 14r»<)° 
there is a sudden separation of crystals of alite, with a littlo 
celite. Janecke 2 has investigated the quaternary system, 
CaO—Si0 2 —A1 2 0 3 —Fe 2 0 3 , and concludes that ferric oxide 
only occurs in combination with lime, and does not form 
solid solutions, and that a single ternary compound is 
formed, the composition of which is 8Ca0.2Si0».A] 2 0 3 . 
He regards this compound as being identical with alite, 
and considers that its existence explains why the presence 
of alumina is necessary in Portland cement. Finally, he 
concludes that belito probably has tho composition 
2Ca0.Si0 2l celite tho composition 3Ca0.Fe 2 0 3 , and felite 
the composition CaO. A year later Janecke and Schumann 3 
found that the# compound 8Ca0.28i0 2 .Al 2 0 3 forms tho 
principal component of Portland cement clinker, in which 

1 E. hitter and L. Jesser, Zentr. Chum. anal. Hydruul. Zcmenta, 
1910,1,71. Chem. Zentr., 1911,1, 13211. 

2 E. Janecke, Zeilach. anorg. Chem., I'.tl 1,73. 200. 

* E. Janecke and K. H. Schumann, >6 id., 1912, 74, 423. • 
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it is readily detected. According to Rankin and Wright, 1 
however, flimecke’s supposed compound is really a mixture 
of calcium Silicates and illuminates, containing, at ordinary 
temperatures, tricalcium silicate, dicalcium silicate, and 
tricalciuio aluininate. 

Rankin,® working with pure oxides, has shown that 
Portland cement clinker is produced by the formation of 
the following compounds. Water and carbon dioxide are 
driven off, the oxides t hen combine to form dicalciimi silicate 
and pentaeaUium trialuminate, ht'aO.dALO.i, which, as 
the temperature increases, conihine with more lime wilh 
the formation of tricalcium silicate and tricalcium alu- 
niinate. lie regards the finished clinker as consisting 
essentially of a mixture of the compounds .K'aO.SiO.,, 
2t'a0.yi0 2 and 3(’aO.AU> ;t , together with some fiCaO.- 
.'1A1»0.,, and, possibly, a small amount of free lime. 3 in¬ 
vestigations carried out by the Bureau of Standards, 
Pittsburg, support this view. According to Klein 4 the 
constituents of properly burnt Portland cement are dical¬ 
cium silicate, tricalcium silicate and tricalcium aluminate; 
free lime is also usually present in small quantities. 
Neumann 5 has also shown that the existence of a ternary 
compound in Portland cement is extremely unlikely. 
Accepting Rankin's view, given above, he regards tri¬ 
calcium silicate as the essential constituent of the cement, 
and considers that the tricalcium aluminate acts chiefly 
as a flux which reduces the temperature at which the 
former constituent is produced. According to Campbell 0 

1 G. A. Rankin and 3?. E. Wright, Zalsch. anunj. Chan., 1012, 
76, 03. 

2 G. A. Rankin, J. Franklin Inst., 1310, 181. Trans. Faraday 
Soc., 1919, 14, 23. 

2 G. A. Rankin and E. E. Wright, Amer. J. Ha., 1916, |iv,], 
39, 1. 

1 A. A. Klein, loc. cit., p. 84. 

6 11. Neumann, Stahl u. Eisen, 1918, 38, 953. 

• E. 1). Campbell, J, lnd. Eng, Chan., 1917, 9, 943, 
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the tricaleium illuminate is to be regarded as a solid solution 
of . lime in pentacalcium trialuminate. The clinker should 
contain a ternary eutectic, there being two such eutectics 
within the range of its usual composition, and the presence 
of this eutectic structure has been shown by U^sch ami 
others. 1 The results of these recent investiffations are 
well established, but Janecko 2 stall insists that alito con¬ 
sists of the definite ternary compound 8Ca<).Al 2 0 s .2.SiO 2 , 
and considers (hat other investigatois lufve not succeeded 
ill obtaining this compound simply because (Jiey have not 
heated the mixture to a sulUcieutly high temperature. 

As shown above, the work of the last few years has 
done much to clear away our doubts and errors regarding 
the constitution of Portland cement, but there stall remains 
a great deal to learn about this interesting and important 
subject. According to Messrs. W. and 1). Ascii, there 
is not one Portland cement, but a number of closely allied 
cements consisting of the calcium salts of highly complex 
alununo-silicio acids, which form a number of isomerides 
and polymerides. These are sometimes given elaborate 
constitutional formula; based on those used in organic 
chemistry, but unlike the latter, the formula; given for 
the alumino-silieic acids and their salts are purely specu¬ 
lative, and, although they look imposing, they are of littlo 
or no value. Indeed, the very existence of these com¬ 
pounds is extremely doubtful, let alone their exact 
constitution. 

The chemistry of the setting and hardening of cement is 
of equal interest with that of the constitution of the clinker, 
and the remarks made above as to our knowledge of tlio 
constitution of these cements also apply to our knowledge 
of the phenomena of setting and hardening. Le Chatelier 3 

1 0. II. Dcsch, Trans. Faraday See., 1919, 14, 1. 

1 E. JAnecke, Zeitsck. anonj. Clam., 1914, 89 , 990. 

* H. Le Chatelier, opus at., p, SI. 
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has extended his theory of the setting of plaster of Park (see 
p. 116) to Portland cement, and supposes that the initial 
setting is'mainly due to the formation of a supersaturated 
solution of triealeium aluminate which immediately deposits 
‘■crystals of the hydrated salt, according to the equation 

3CaO.Al,0 3 -|-12II,0 = 3Ca0.AU) 3 .12H„0. 

The solution is now able to dissolve a further quantity of 
the anhydrous tricalcium aluminate and at once deposits 
more of the hydrated salt, the two processes of solution and 
deposition going on simultaneously at adjacent points. 
The subsequent hardening is due to the decomposition of 
the triealeium silicate, which in contact with water yields 
a hydrated monocalcium silicate, (CaOJi0 2 )o.5H 2 0, and 
calcium hydroxide. The first salt crystallizes out in minute 
needles and the second in hexagonal plates. Kichardson 1 2 
has since suggested a modification of this theory ; he con¬ 
siders that the setting of Portland cement is due to the pro¬ 
duction of a peculiarly active form of hydrated lime which is 
produced by the action of water upon the calcium silicates 
and aluminates. According to KebulTat,- the hardening of 
the hydraulic calcareous cements is mainly due to the hydra¬ 
tion of the calcium orthosilicate, 2Ca0.Si0 2 , and incidentally 
also to the hydration of the calcium aluminate, whilst 
Kohland 3 attributes the hardening of these cements to 
the formation of solid solutions or absorption compounds. 
As far back as 1893, Michaelis 4 suggested that the hardening 
of calcareous hydraulic cements—including Portland cement 
—was mainly due to the formation of colloidal (glue-like) 
calcium hydro-silicates. This theory was disregarded by 

1 C. Richardson, Eng. News , 1905, 53, 84. *■ 

2 0. RebufTat, Gazzetla , 1898, 28, n , 209. 

3 P. Rohland, Zeit Elektrockem . 1904, 10, 893; 1905, 11, 129 
and 338. Zeit. chem. Ind. Kolloide, 1911, 9 , 21. 

4 W. Michaelis, Chem. Zeit , 1893, 17 , 982. Cement and Eng. 
News, 1907, 19 , 140; 1909, 21 , 298 and 338. 

i 
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most chemists for some years, but'is generally accepted 
at the present time, because it is strongly supported by a 
considerable amount of experimental evidence.* Michaelis 
has also shown that the strength of the hardened colloid 
is increased by the crystallization of calcium hydro-a^ummut* 
and hydro-ferrite, and, when sulHeicnl gypsum»is present, 
of calcium sulpho-aluminate. Ambronne. 1 2 has shown that 
when a little powdered cement is mixed with’ water under 
suitable conditions the formation of a gelatinous coating 
around the cement grains can be. observed under the 
microscope, and both Kohland - and Stern 3 have'shown 
that the colloidal constituents in hardened cement can be 
dyed by immersion in a dilute solution of cosin or some 
other dye. Keiserman, using his staining method (see 
p. 84), concluded that the hardening of the cement is 
due to the dicalcium silicate, and commences by the forma¬ 
tion of fine, needle-shaped crystals, which are imbedded 
in, and cemented by, the surrounding colloidal mass. The 
tricalcium aluminate accelerates the process of hydration 
but does not contribute towards the hardening process. 
Other workers have also used staining methods, and have 
confirmed much of Kciserman's work. Wetzel, 4 * * * however, 
has pointed out the dependence of the observations on 
the size of the cement particles, and Desch * has found that 
the results obtained depend to a large extent on the con¬ 
centration of the substances concerned. According to 
Blumenthal, 8 calcium metasilicate and calcium aluminate 
are first produced in a crystalline condition, gelatinous 
silicates being formed later on; the hydration taking 

1 Ambronne, Tomnd. Zcit., 1000, 33, 070, 

2 V. Kohland, kitsch. anorg. deem., 1007, 56, 40. 

3 E. Stern, ibid., 1009, 63, 100. 

4 Wetzel, Zentr. hydraul. Zemcnle, 1911, 2, 34. 

6 0. H. Desch, loc. cit., p. 87. 

ft F. Blumenthal, Dissert., Jena, 1012. Tomnd. Zed., 1012, 36, 

1644. SiUkat Zcitech., 1014, 2, 43. 
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place by the following successive stages: (1) fine needles, 
(ii) small hexagonal plates, (,‘S) large hexagonal crystals, 
and (4) <-a gelatinous mass. This colloidal substance 
strengthens the mass by binding the crystals together and 
.idling up the pores. Colony 1 considers the hardening of 
the paste, to be due to the desiccation of a secondary 
amorphous substance formed by the reaction of the 
gelatinous material and the remaining constituents of 
the cement. ' 

As in tin; ease of the constitution of Portland cement 
clinker, much of the most important of the recent work 
on the hydration of Portland cement has been carried out 
at the Cco|.liysieal Laboratory, Washington, and the 
Human of Standards, Pittsburg; the hydration pf the 
constituents of the cement being investigated separately, 
as well as that of the complete cement, liecoursc was 
had to staining methods in these investigations. Accord¬ 
ing to ltankm 2 the setting and hardening of Portland 
cement involve-the production of an amorphous hydrated 
material which subsequently partially crystallises. The 
initial setting of the cement is probably due to the hydra¬ 
tion of the tricalcium aluminate, whilst the hardness and 
cohesive strength are in the early stages due to the cement¬ 
ing action of the amorphous material produced by the 
illuminate, and of tricalcium silicate. The gradual increase 
in strength is due to the further hydration of these two 
compounds, together with the hydration of the dicaleium 
silicate. Tricalcium silicate is regarded as the essential 
constituent of Portland cement because it is the only one 
of tk# three compounds that take part in the setting and 
hardening of the cement which, when mixed with water, 
sets and hardens within a reasonable ‘time to a mass 

1 B. J. Colony, School Mines Quart., 1914, 36, 1. 

2 G. H. Kankin, J. Ind. Eny. Ckem., 1915, ?, 466. J. Franklin 
Inst., 1910, 747. Trans. Faraday Soc,, 1919,14, 93. 
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comparable to Portland cement in strength unci hardness. 
Klein’s 1 conclusions are in general much the same as 
those given above. • 

Although the colloidal theory appears to bo well 
established, it has recently been strongly and soyiewhat* 
petulantly attacked by Le Ohatelier, 2 who maintains that 
his explanation of the setting and hardening of cement 
has not yet been weakened. The phenomena of setting, 
and hardening are not yet completely e\pl.lined, them 
are many reasons for accepting the views«of both Lo 
(■hatcher and Michael is as atloidmg eoircct though only 
partial explanations. The process may he described as 
follows. On adding water to the cement the, alite is 
partially decomposed, the calcium alum hut os being 
attacked first, and the supersaturated solution thus 
obtained deposits tricalcium alummale, partly m the form 
of crystals and partly in the form of a colloid. The calcium 
silicate is much more slowly attacked, and, owing to its 
insolubility, separates from solution as a colloid which 
forms a gelatinous coating around cadi cement grain. 
The hardening of the mass is brought about by the further 
hydration of the silicates, and, perhaps, of the aluminates. 
This view is supported by the fact that when hardened 
cement is polished and etched it is found to consist of a 
number of grains of unaltered cement clinker imbedded 
in a matrix, the colloidal nature of which is shown by its 
power of absorbing dyes, and that when such cement is 
reground and mixed with water it is still capable of setting 
and hardening, though to a lesser extent than the original 
cement. 

According to Rohland, 3 the part played by gypsum or 
plaster of Paris in the setting of Portland cement is that 
of a catalyst. Other salts may be used instead of calcium 


1 A. A. Klein, loc. cit., p. 84. 

2 H. Le Chatelier, Trans. Faraday Soc. y 1919,14, 8. 

2 P. Rohland, Zeitsch. angew. Chem., 1903, 10, 022; 1900, 19. • 
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sulphate in order to modify the setting time, and those 
salts which accelerate the hydration of pure lime also 
accelerate the setting of cement, whilst those which retard 
the hydration of the one also retard the setting of the 
"Other.o Also when two salts which have an accelerating 
effect, su'oh as sodium carbonate and aluminium chloride, 
tire used together, their combined effect is greater than the 
sum of their individual effects when used separately ; on 
the other hand, when two salts which have a retarding 
effect, such c,s potassium dichromate and borax, are allowed 
to act together the retardation obtained is less than the 
sum of their individual effects. According to Bamber 1 
the retarding effect of gypsum passes off when the cement 
to which it has been added is stored, but the retarding 
effect obtained by passing steam into the tube-mill during 
grinding is much more permanent. 

Sea-water has sometimes been found to have a deleterious 
action on Portland cement. This w'as at one time attri¬ 
buted to the dissolving out of some of the lime from the 
cement and the precipitation of salts of magnesium ; later 
on it was considered to be due to the formation of sulpho- 
aluminates. This view has much to commend it, because 
calcium sulpho-aluminate, 3Ca0.Al 2 0 3 .3C'aS0. 1 , is known 
to be highly expansive, hut, according to Rcbuffat, 2 when 
cement is immersed in sea-water, sulpho-aluminates are 
formed to a very slight extent, and their existence is only 
transitory. On the other hand, Poirson, 3 who has since 
investigated the action on powdered cement of solutions of 
the salts found in sea-water, finds that calcium sulpho- 
aluminate is the only stable compound formed. 

At one time the adulteration of Portland cement was 
somewhat extensively practised ; the choice of adulterants 

1 H. K. 0. Bamber, Trans. Concrete Inst., 1009, 1, 10G and 132. 

1 0. Robuffat, Gazzctta, 1901, 31, i., 55. 

‘ h. Poirson, Zentr. hydrant. Zemente, 1910, i, 151. 
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being naturally limited to those very cheap substances 
which resembled Portland cement in colour and general 
appearance. The most usual materials used # for this 
purpose were Kentish rag (a siliceous limestone) anil Hast 
furnace slag, but other limestones, sandstones, and such 
substances as old fire-bricks were also used. These^mSierials 
were, of course, added after the calcination of the clinker, 
and the only expense attached to their use was for grinding. 
Such adulteration is rare at the present t*me, at least, so 
far as British and German cements are concerned, and the 
most usual fraud is the substitution of cheap Belgian 
natural cements and slag cements for Portland cement. 



CHAPTER VII 


VARIETIES OF PORTLAND CEMENT 

Ci 

There are several varieties of Portland cement which 
have been introduced for special purposes; among which 
may be mentioned “white Portland cement,” the “iron- 
ore cements,” “ sand cement,” and “ Super cement.” 
The eisen-Partlimil-zi'mcnt mentioned on page 49 may 
also be regarded as a variety of Portland cement, as it is 
a mixture of this material and granulated slag. 

As already stated on p. 78, ordinary commercial Port¬ 
land cement dwes its colour to the presence of iron, the 
cements made in the laboratory from pure materials being 
almost snow-white in colour. A white cement, which is 
evidently made from much purer raw materials than those 
generally used, is sold under the name of White I’ortlmd 
cement. This cement meets the requirements of the British 
Standards Specification (1910). It is used for many 
purposes, such as for plaster and stucco, for repairing or 
joining marble pillars and blocks, making imitation marble, 
the manufacture of tiles, mosaic, etc., and as a substitute 
for plaster of Paris for making casts, reproducing statuary, 
and so forth, but it is too expensive to be used extensively 
for ordinary building purposes. The cement can be success¬ 
fully coloured by means of such pigments as Venetian red, 
ultramarine blue, and yellow ochre. 

The iron-ore cements are Portland cements in the manu¬ 
facture of which a part or the whole of the clay is replaced 
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by iron ores, the finished cement thus containing a'largo 
percentage of ferric oxide. There must always be somo 
alumina present, as all attempts to prepare Portland cement 
in which the whole of this substance is replaced with ferric 
oxide have ended in failure. The first cement of this class, 
was introduced in 1901 by Messrs. Krupp, under, the name 
of Sidero cement. The following anal}sis of an iron-mo 
cement is due to Michaelis. 1 

' 8iIioa .. 

Alumina 
Pori ic 
Limo .. 

Magnesia 
Sulphur trioxido 

00 71 

The specific gravity of these cements varies from about 
3’25 to 3'44, and they are very slow setting. They are 
intended for use in marine work, it being claimed that 
they are not acted upon by sea-water, or by soda, lime, 
magnesia, and sulphate of iron. This claim has, however, 
been disputed. 

Sand cement is only Portland cement, diluted with sum!. 
It is prepared by mixing together equal weights of Portland 
cement and sand, and fincly grinding the mixture. If the 
tensile strength of this cement'be tested it will he found that 
the neat cement is almost as strong as neat Portland cement, 
but the tensile strength of a mortar made with 3 parts 
of standard sand to 1 of “ sand cement ” is much less than 
that of a similar mortar made with standard sand and 
Portland cement. 

A variety of Portland cement was introduced by Mr. 
•T. F. Goddard iif 1915 under the name of Super cement. 
This cement is manufactured from Portland cement 

1 W. Michaelis, Cement and Knq. News 1907, 19, 140. 

1 The Cement Age, 1912, 14. 194. 
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clinker by grinding h with it treated gypsum instead of 
the ordinary gypsum used for regulating the setting time. 
Super cement was originally intended to be a waterproof 
Portland cement, that is to say, an ordinary Portland 
cement to which material was added in order to render it 
waterproof (see p. 158), thus obviating the disadvantage 
of having to entrust the mixing of the waterproofing 
compound to possibly careless or ignorant workmen. It 
was soon found, however, that the cement prepared in 
this manner not only produced a waterproof mortar, but 
the latter was also much stronger than ordinary Portland 
cement, mortar, thus differing from the usual waterproofing 
materials, which tend to weaken the cement with which 
they are used. The increase in strength is specially 
marked in the case of cement and sand mortar, and the 
difference increases with time. This cement requires 
more water to produce a paste of “ normal ” consistency 
(see p. 18(5) than does ordinary Portland cement, and the 
mortar is both denser and harder. It is too soon to say 
definitely in what manner this addition of the treated 
gypsum acts upon the cement, but it certainly is neither 
a mere water repellent nor a pore idler. The main effect 
appears to be to bring about a more complete hydration 
of the cement particles. 

A number of tests with this cement have been carried 
out by the author, and also by others, and it has been 
found that the same clinker invariably yields a stronger 
cement when ground with the treated gyspum than it 
docs when ground in the ordinary way. 

The following tensile and crushing results were obtained 
by Messrs. David Kirkaldy & Son. Both the Portland 
cement and the Super cement were made from the same 
clinker, but the former was ground with ordinary gypsum 
and the latter with the treated material. 
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TENSILE STRENGTH. 
Sample of Ordinary Cement. 


Neat Cement. 3 parts Standard Sand. 1 j^rt Cement. 

Gauged with 23 percent, water. Gauged with 9 per cent, water. 


Age 7 days 

\g«)2S 

days 

Ace 90 
days 

Age (> 
mills 


Age 7 days 

\#i'28|ari-0( 
dajs. 1 days 

Age <> 
rntlis. 

Ills 

lbs. 

lbs. 

Ills 


Ills 

lbs 

lbs 

lbs 

610 

7S7 

755 

862 


342 

397 

474 

487 

672 

899 

895 

865 


374 

413 

487 

.500 

till 

837 

790 

879 


-tWi* 

135 

421 

101 

682 

778 

813 

908 


382 

150 

459 

502 

684 

915 

745 

846 


350 

4L«I 

427 J 

476 

Mean 600 

843 

800 

872 


Mean 371 

425 

453 

4H5 


Sample of Super Cement. 


lbs. 

lbs. 

lbs. 

lbs 


lbs. 

lbs. 

lbs. 

lbs. 

760 

871 

895 

903 


404 

482 

503 

498 

702 

907 

908 

887 


410 

464 

186 

509 

780 

916 

875 

920 


412 

498 

510 

487 

703 

822 

920 

862 


3S6 

481 

530 

539 

786 

809 

895 

893 


130 

428 

475 

520 

Mean 746 

805 

899 

891 


Mean 108 

471 

501 

r,n 


CRUSHING STRENGTH. 


Ordinary Cement. 

1 and 3. LVr sq. inch. 
lbt>. 

Age 7 days— 

3320 j 

3370'. .. .. 3200 

30,SO) 

Ago 28 days— 

48201 

4210> .. .. 4470 

4390) 

Age 90 days — 

3 .. 5080 

Age 6 months— 

67001 

6630} ,, 6580 

6410) 


Super Cement. 

1 and 3. Per sq. inch, 
lbs. 


3970) 

4000[. 4030 

4130) 


53301 
5620} 
5260) 


5400 


6260) 

6540}. 0320 

6150) 

7670) 

7610 . 7560 

7390) , 

w 
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Tho tensile tests given below were carried out by the 
author— 

t TENSILE .STRENGTH. 

Sami’LI-: of Ordinary Portland Ckmknt. 


Neat Cement. .'t parts .Standard Sand. I part Cement. 

Galiped Vvitti 25 |k i cent, water. Gauged with 10 percent, water. 


Aift! 7 days, j 

A Bn 28 
j <lays 

A «<* 00 
days 1 


Aifo 7 days. 

AJP» 28 
ilaj- | 

\Kf 00 [ 
( 1.1 vs 

lbs. 1 

lbs. 

lbs. ' 


lbs. 

lbs. 

lbs 

I >05 

> 070 | 

718 


Bill 

520 

501 

' 501) 

002 

000 


250 i 

521 

550 

5! 15 

057 ! 

ooo 1 


255 1 

522 

510 

575 

050 

082 


218 

285 

513 

Mean 5112 5 

001 

008 

j Mean 21.5 

511 ; 

515 


S \MI'JaK Ob’ fcJui’LK CKMKNT. 



llw. ' 

lbs 

lbs. 


lbs. 

lbs. ■ 

lbs. 

725 

704 

858 


‘115 ! 

450 | 

472 

708 

782 

821 


505 

420 

458 

002 

170 

805 


505 

422 

450 

087 

750 

700 


580 ' 

418 1 

1 HO | 

Mean 702-5 

770 

.. 1 


Mean 3H7-5 

42i> 

n457 I 


This cement may truly be described as a waterproof 
cement. It is found that tg slab 1 inch thick, made of 
a mortar composed of 1 part by weight of Super cement 
to 1 part of washed Thames sand, will keep back water 
under a pressure of over 300 lbs. per square inch. Tho 
cement is also petrol proof, a similar slab having been 
found to keep back petrol under a pressure of 50 lbs. per 
square inch for 67 days. At the end of this period the 
test was stopped and the slab broken, yyien it was found 
that no penetration had taken place. Advantage has 
already been taken of this property, a number of storage 
tanks for petrol having been built with Super cement 
reinforced concrete at various aerodromes. 




CHAPTER VIII 


THE NATURAL CEMENTS ' 

The cements obtained by calcining certain nat urally occurr¬ 
ing argillaceous limestones and finely grinding the, product 
are known as natural cements ; a preliminary mixing and 
grinding is sometimes necessary before burning. Such 
cements are, of course, really extreme, types of eminently 
hydraulic limes which contain so little free lime that tlm 
clinker does not disintegrate when in contact with water; 
like all other hydraulic calcareous cements, they consist 
essentially of silicates and aluminates, and perhaps alumino¬ 
silicates, of calcium. 

The first cement of this class was discovered by James 
Parker, of London, who m the year 17’jti took out a patent 
(No. 2121) for the manufacture of a cement from the 
septaria nodules found in the London clay formation off 
the Island of Sheppey, and at ot her places along the Kentish 
coast. His process consisted in calcining the stone, pre¬ 
viously broken into small fragments, to the point of incipient 
fusion, and then grinding the clinker to powder. The 
cement thus obtained was at first, known as Parker’s cement, 
but some years»afterwards the inventor called it Roman 
cement, by which name it is still known. 

Subsequently Mr. Frost discovered that the septaria of 
Harwich, on the coast of Essex, produced a cement of the 
same nature, and it became the custom to employ a mixture 
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of the Harwich and Sheppcy septaria. Mr. Atkinson intro¬ 
duced another made from the nodules of the argillaceous 
limostones'of the secondary formations of Yorkshire. 

Similar nodules are also found on the Hampshire coast, 
in the IsAo of Wight, in the bay of Weymouth, and in many 
other plarhs in the mar! beds intercallated between the 
limestones of the Jurassic system, and in the clays of the 
Oainozuio period. The nodules consist of a dark-coloured 
argillaceous limestone traversed by veins filled with cal- 
careouf spars The colour is sometimes blue, especially 
when the nodules are obtained from the Lias; sometimes 
brown, or a deep red, in the Cainozoic formations, owing to 
the presence of ferric oxide in very considerable quantities. 

The composition of the stones from which the cement is 
made differs very much; but the characteristic type may 
lie said to consist of from CO to 70 per cent, of calcium 
carbonate, 18 to 20 per cent, of silica, G to 10 per cent, of 
alumina, and small quantifies of magnesia and oxide of 
iron. The following analyses were made by Berthier. 

The stones experimented upon were—column 1, the 
Sheppey stone; column 2, the septaria of the coast near 
Boulogne; column 3, a stone from Matala in Sweden; 
column 4, a stone from the neighbourhood of Argenteuil, 
near Paris. 


Calcium Carbonate .. 

0 090 

0 039 

0 001 

0 051 

Magnesia 

0-002 



0 019 

Oxufy) of iron 

0037 

0 075 

0022 

0060 

„ manganeso 

0-012 



0 070 

Silica 

0-180 

0 1501 


0140 

Alumina 

0 000 

0 048 > 

0-295 

0 000 

Water 

0-013 

oooo) 

_ tt _ 

o-ooo 


1 000 

0 978 

0 978 

1-000 

Waste or error 

.. 

0 022 

0 022 

0-000 deduct. 

Total 

1000 

1000 

1-000 

1000 







CALCINATION OF ROMAN CEMENT 


101 


Before being burnt, the stone ft of a fine close grain, 
of a peculiar pasty appearance; the surfaces of fracture 
are rather greasy to the touch, and somewhat winner than 
the surface of the stone. Examined with the microscope it, 
exhibits many sparkling points, which may be eitlnycrystak 
of calcium carbonate or of some of the other constituents. 
It sticks easily to the tongue ; it does not strike tire , its 
dust, when scraped with the point of a knife, is a greyish 
white for the most part, especially whclt derived from the 
blue lias formation. During calcination tlit} cement stone 
loses about one-third of its weight., and the colour becomes 
of a brown tinge, differing from the stones from which the 
cement is obtained. When burnt it, becomes soft to the 
touch, and leaves upon the fingers a very line dust; and 
it sticks very decidedly to the tongue. 

The cement stones are first calcined at a temperature 
below the point of vitrification in conical running kilns, and, 
in England at least, the fuel used is coal or coke. The inode 
of burning requires a considerable degree of attention, for 
experience has demonstrated that Parker was mistaken 
in supposing that a commencement of vitrification was 
necessary. On the contrary, the practice of manufacture]a 
at the present day is rather to under-burn the cement, with 
the, object of economising the expense of grinding. The 
clinker thus obtained is then crushed, finely ground, and 
packed in casks. The cement clinker may be. kept unchanged 
for a considerable time and absorbs water with so much 
difficulty that General Pasley was almost justified in stal mg 
that it could not do so, hut after it has been ground it 
deteriorates rapidly in contact with moist air and should, 
therefore, be used as soon as possible after grinding. 

There does not appear to he any definite rule in t ho 
London trade respecting the size of the casks, or the nature 
of the means by which the cement, is transported. This is 
of little importance so long as it is intended to use it in tho 
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immediate neighbourhood of the source of supply. When, 
however, the cement has to be transported to a great 
distance, it'should never be packed in barrels of more than 
6 cwt. each, and the greatest precautions should be adopted 
tfc prevent the contact of the atmosphere in any manner 
whatever, '• 

The following analyses of Roman cement are due to 
Knauss, 1 


, < 

Finni Harwich 

From Shrpi 


Msjitaria. 

feeptaria 

Insoluble matter 

10-5 

7-H 

Silica (soluble) 

17 4 

lit 4 

Alumina 

4 o 

7-» 

Ferric oxide .. 

12 4 

0 2 

Limo . . 

'1C.-1 

48-2 

Magnesia 

:i 7 

2 7 

Alkalies 

1 0 

HI 

Carbon dioxide and water .. 

4 

44 

Total 

100 0 

100 0 


Roman cement is reddish-brown in colour and the 
specific gravity is about 2'5 to 3 0. It sets very rapidly, the 
time of setting varying with the temperature and amount of 
water used, and, if exposed to the atmosphere, with the 
temperature and state of humidity of the latter. If gauged 
with pure water at 15° C. a good neat Roman cement takes 
about ten minutes to set in air and from fifteen minutes to 
one hour to set under water. The setting time is longer in 
sea-water than in fresh, especially if the cement be also 
gauged therewith, and it may be increased by the use of 
plaster of Paris and other substances. Mixtures of Roman 
cement and sand set more slowly than the neat cement. 

C. Knauss, IHngl pohjl. Journ., 1855, 135, 361. 
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When mixeil with sand in proportions varying from \ to 1, 
1|, and 2, tol of cement, the time of setting becomes from 
about 1 hour to about 1 h. 20 min. in the air ; ujuler water 
the time becomes proportionally longer. It may even, under 
sea-water, and if the mixture be also made therewith 
extend, for the mixtures with large proportions of sand, 
to 24 hours. The strength of the neat cement, is much 
greater than that of mixtures of cement and sand in any 
proportions whatever. Both the tcm*le and crushing 
strengths are very low as compared with liaise of Portland 
cement. * 

Roman cement: is a good hydraulic cement, and, on 
account of its property of setting rapidly, it. is very useful 
for the protection of slow-setting Portland cement, con¬ 
crete, etc.., from the action of waves in marine work. For 
most purposes, however, it has been almost entirely 
superseded by Portland cement, because of the superior 
strength and hardness, and more constant composition and 
quality, of the latter. Medina cement is a variety of Roman 
cement which is made from a stone found in the Isle of 

Wight, 

Similar Mateiials to the cement stones of the Island of 
Sheppoy are found on the Continent. In the year 1802 
Le Sage prepared a cement which he called plaster cement, 
from the nodules found at Boulogne-sur-mer. Similar 
cements were prepared by Laeordaire at Pouilly in 1829, 
by Garicl at Yussy in 1831, and at other places. These 
French natural cements are all prepared in much the same 
manner as Roman cement, which, except for their lower 
specific gravity, they closely resemble. They are usually 
ground under edge-runners (sec p. 57), and passed through 
wire sieves containing eighteen meshes per linear centi¬ 
metre. Vassy cement is very (lark in colour, on account of 
the large quantity of iron which it contains, and is very 
quick setting when freshly burned. 
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In' most European countries natural cements are made 
from argillaceous limestones of very variable composition. 
The stone^is usually burnt without any preliminary treat¬ 
ment and the resultant cement, consequently, varies both 
in composition and quality. The most important centre 
of this industry is at Tournai, in Belgium. These cements 
somewhat resemble Portland cement both chemically and 
in physical properties, and are therefore known as natural 
Portland cements. The name is somewhat misleading, 
because the natural cements not only vary considerably in 
composition, Out are of lower specific gravity (about 21 to 
31), set more rapidly, and are less strong. True Portland 
cement is made from the same rock, but in this case the 
composition is carefully adjusted by adding the required 
amount of non-clayey limestone, and the mixture is more 
thoroughly calcined. Unfortunately, the natural Portland 
cements are sometimes sold as genuine Portland cement. 
Cinders are often added, thus slightly increasing the 
strength of the material and considerably enhancing its 
resemblance to Portland cement so far as the colour is 
concerned. 

The French chaux de Te.il mentioned on p. 18 and the 
more eminently hydraulic blue has limes of England men¬ 
tioned on ]>. 2o may be regarded as belonging to the class 
of natural cements, rather thiln to the limes proper. 

In some parts of France, especially in the ancient 
Lorraine, limestone beds are worked which yield a species 
of lime intermediate between the Roman cements and the 
eminently hydraulic limes. The best of these occur at 
Elavigny, and Richard Menil, near Nancy, where they are 
principally used for making floors of one piece, and of a 
smooth uniform surface. The stone is of'a darkish brown 
colour; it is of a great tenacity, and very compact; 
its specific gravity is 2'62. The lime it produces is of a 
yellowish grey, and it sets very rapidly in water. Mixed 
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with the clean gravel of the Moselle* in the proportibns ot 
4| to 1 of cement, the volume of the mixture diminishes 
one-fourth; it is then spread upon the form prepared to 
receive it, and well beaten. 

Natural cements were of great importance in America 
before the introduction of the manufacture of fori land 
cement in that country, but their manufacture has fallen 
off considerably during recent years owing to (lm superior 
qualities of the latter cement. They *are made from 
cement rock, a clayey magnesian limestone containing from 
about 13 to 35 per cent, of clayey matter, and itsually 
containing a comparatively high percentage of magnesium 
carbonate. Cummings 1 divides the American natural 
cements into two classes, according to whether they contain 
a preponderance of bisilicat.es or triadirates. The cements 
of the first class contain a larger proportion of lime, and are 
calcined at a higher temperature than those of the second 
class, which, excepting the high percentage of magnesia, 
resemble Roman cement. The cements of the first class are 
known in America as natural Portland cements, but, as they 
contain from 10 to 15 per cent,, less of lime than docs 
Portland cement, and vary somewhat, in composition, the 
name is inappropriate. When non-clnyey limestone is 
added to the cement rock so as to produce a clinker of the 
correct composition the cemeftt obtained is a true Portland 
cement. 

One of the best-known cements of the second class is 
Rosendale cement, which is made from the argillaceous 
magnesium limestone of the Appalachian range. The 
stone is loosened by blasting and is conveyed in trucks 
to the running kilns in which it is calcined. These 
kilns are cylindrical in form, with a conical contraction 
at the bottom. A portion of the charge is withdrawn 

1 U. Cummings, American Cements, 1898. 
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every' twelve hours, dnd fresh layers of raw material and 
small coal are added as the charge descends through the 
kiln. The burnt stone is carefully examined and any under- 
burnt lumps are picked out and returned to the kiln. The 
.properly calcined material is broken up into pieces about the 
size of a hazel nut, in rotary mills of the coffee-mill type, 
known as crackers, ground (usually between millstones) 
and packed in paper-lined casks. 

Rosendale cefuent contains a large amount of magnesia, 
whilst the silica and alumina are comparatively low. Thus, 
samples of this cement contain from about 15 to 18 per cent, 
of magnesia, about IS to 25 per cent, of silica, and about 
2 to 4 per cent, of alumina. According to Gillmore 1 the 
average tensile strength of the neat cement is 101 lbs. per 
square inch after seven days, and the average crushing 
strength after the same period is 540 lbs. per square inch. 
Louisville cement is similar to Rosendale cement, but con¬ 
tains less magnesia. It is made from cement rock obtained 
at Louisville, ill Kentucky. 

There are many brands of these American natural 
cements, the manufacture of which follows much the same 
course as that of Rosendale cement, with the exception 
of the temperature of calcination. Until recently the final 
grinding was carried out between millstones, and the 
degree of fineness of the finished product was only such that 
about 90 to 05 per cent, passed through a sieve containing 
50 meshes per linear inch,but the advantage of finer grinding 
is now recognized. At some works the old-fashioned burr 
stones have been replaced hy rock-emery mills, in which the 
skirts of the stone are formed of lumps of rock-emery 
cemented with metal run in whilst molten, whilst at others, 
mills of the types described on pp. 57 to 62 are employed. 

The use of natural cements requires a great degree 

i Q. A. Gillmore, Practical Treatise on Limes, Hydraulic Cements, 
and Mortars, 1B74. 



USE OF NATURAL CEMENTS . .107 

t 

of skill and attention on the part of the workman/ If 
the cement be" not brought to a proper consistence—if 
too much or too little water be used—if it be net imme¬ 
diately employed as soon as made—it solidifies unequally, 
cracks, and adheres badly to the materials. Tlyj care • 
requisite for its successful application constitute*, in fact, 
the great objection to the use of cement. It is always 
dangerous to be obliged to rely on the skill or integrity of 
workmen, who either do not understand the necessity of 
taking pains with their work, or who, from bging pi^jd by 
the piece, have an interest in slurring it over. 

A small quantity of water only is necessary to work 
up cements to their greatest point of resistance, which 
General Treussart found to be the most successfully attained 
when the water was employed in the proportion of one-third 
of the cement in volume. It is necessary to beat up the 
cement very frequently ; indeed, the more it is turned over 
before the setting commences, the harder it becomes. No 
more should be prepared than can be immediately employed, 
for without this piecaulion it will set lo'f(»r<‘ it can be used. 
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TIIE PLASTER CEMENTS 

The plaster cements, of which plaster of Paris is the most 
important, are prepared from gypsum, or hydrated calcium 
sulphate, CaS0 4 .2H<.0, by driving oft all or part of the 
water of hydration, and they, therefore, consist essentially 
of more or less dehydrated calcium sulphate. 

Gy pawn occurs in great abundance and in many varieties, 
differing in form, texture, and colour. Alabaster is a pure, 
white variety' used for indoor statuary; satin spar is a 
fibrous form with a beautiful satin-likc appearance ; and 
selenite is a nearly transparent kind occurring in crystals. 
On account of their comparative rarity none of these 
varieties are employed for making plaster cements. The 
variety most used for this purpose is a massive form known 
as massive or rock gypsum,' or sometimes as plaster stone, 
which is found in beds, frequently interstratified with layers 
of limest one and shale. Gypsum earth or gypsite, an impure, 
earthy variety, consisting of small grains of gypsum together 
with a large quantity of clay and sand, is also used, and 
gypsum sands are employed in Arizona, New Mexico, and 
some other western states of America. An anhydrous 
calcium sulphate, called anhydrite, also occurs, but it. 
is not used for the preparation of the plaster cements. 

Gypsum is found in England, at Alston, in Cumberland ; 
at Shotover Hill, in Oxfordshire; and a variety of the 
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fibrous gypsum occurs in Derbyshire'and in Cheshire'. In 
the neighbourhood of Paris t he plaster stone is met with at 
Montmartre, Belleville, Chsvronnc, Menilnumtant* le Mont 
Valerien, Triel, Mculan, and Vaux. It is worked in the 
departments of the Soane and Loire, of the Rhone,of the. 
Marne, the Seine and Oise, and of the Landes ; ii»the Alps 
and the Lower Pyrenees ; it is also found near Marseilles, 
Grenoble, Mont Blanc, and Mont Cenis ; m Tuscany, Savoy, 
Spain, and Switzerland. An anhydrous variet y is worked at 
Bergamo and Milan, which comes from the neighbourhood 
of Vulpino. In Germany there are also beds of it which 
are largely worked for the purpose of dressing the 
meadows ; and in Canada large quantities are extracted for 
the same purpose, and also for the preparation of plaster. 
It is widely distributed throughout the United States, 
especially west of the Mississippi. 

Geologically, gypsum occurs either in contemporary 
strata of great thickness (as near Paris) in the Cainozous 
formations; or in the iridescent marls (les ’mimes irisi'cs) 
of La Meuse, or the Aveyron ; or in masses of a subsequent 
date in the different mesozoie rocks. These last masses 
are constantly in contact with the igneous rocks, and they 
are very frequently associated with limestones, dolomites, 
shales, rock-salt, bitumen, and sulphur in a distinct form. 
In America there aro large deposits of gypsum in the forma¬ 
tions of the Silurian, Devonian, and Carboniferous systems 
of the Palaeozoic period. 

Pure gypsum is colourless, and, when in the crystalline 
form, translucent; owing to the presence of impurities, 
however, it is usually obtained as an opaque, fine-grained 
mass, which may, vary in colour from white to reddish- 
grey or brown. It is usually very soft, so that it can be 
scratched by the finger nail, but the hardness varies, and 
sometimes the stone is as hard as the softer kinds of lime¬ 
stone. The hardest gypsum is said to produce the hardest 
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plaster. The specific gravity varies from 2'30 to 2'33, 
being usually about 231. It is slightly soluble in water; 
starting .at 0° C. the solubility gradually increases until 
the temperature reaches 35° C., when one part of the salt 
, dissolves in 432 parts of water ; above this point the solu¬ 
bility agfin decreases. The solubility is greater in many 
saline solutions than in water, because of the formation of 
more soluble double salts which takes place in these solu-| 
tions. When pttre gypsum is treated with acids there is no 
effervescency, but samples containing limestone effervesce 
more or less vigorously, according to the amount of carbo¬ 
nate present. When heated to about 100° to 120" C., three- 
quarters of the water of crystallization is expelled, and the 
hemihydrat.e, plaster of Paris, (Ca80j).2.H 2 0, is obtained; 
on raising the temperature to about 20(1° to 250° 0., the 
remaining water is driven off and the so-called “ soluble 
anhydrite” is obtained. At. tins stage the plaster is said 
to be dead-burnl. If the heating be. continued still further, 
the anhydro'us residue loses its power of combining 
with water and resembles natural anhydrite. Tho 
anhydrous sulphate remains undecomposcd even when 
heated to redness, but it. gives off sulphur trioxide at 
white heat. The specific gravity of plaster of Paris is 
2'7, and that of the anhydrous sulphate is about 2'9 to 
3 0, varying according to the degree of calcination. Both 
plaster of Paris and the “soluble anhydrite” are usually 
said to be more soluble than gypsum, but it is more correct 
to say that the rates of solubility are greater, for they both, 
combine with water to fonn the fully hydrated sulphate, 
and, therefore, the ultimate solubility is the same in eact 
case. 

Rock gypsum is quarried either in open workings or in 
underground mines, according to the thickness of the bed, 
its depth below the surface, and the amount, of dip. The 
greater number of the quarries round Paris are underground, 
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and at Montmartre, nearly the who!? hill is thus drift out. 
The stone is broken up into small blocks, about the size 
necessary for rubble masonry, before it is earned to the 
kilns. Gypsite always occurs in deposits at or near the 
surface, and, after the removal of the soil, with widish it is. 
covered, it is loosened by means of harrows or ploughs, 
collected by means of wheeled scrapeis, and stored in 
drying sheds. 

Plaster of Paris is prepared^ from fairly pure samples of 
gypsum by concerting it into the partially dehydrated 
compound 2(CaS0 4 ) lfrt). Cement plasters aie impure 
varieties of plaster of Parts, which arc prepared fioin impure 
raw materials, or by adding a “retarder ” (lining or after 
manufacture. They set, much more slowly than tine 
plaster of Paris. 

The method of manufacture is the same in cither case, 
the raw material being calcined and giouml. The grinding 
may be carried out before burning, or allerwards, the latter 
method being the usual one, except in America. 

The burning of (he plaster stone at Paris, and throughout 
the Continent, is often managed in a very slovenly way. 
The kilns consist simply of three sides of a square enclosed 
by brick walls, covered with a rough tiled roof, in winch 
spaces are left to allow the escape of the steam. Undei this 
sort of shed (for that is a more correct name than that of 
a kiln) the plaster is arranged by constructing, firstly, a 
series of vaults of the largest stones, tilling in the haunches 
as the arches are carried up. Upon these the remaining 
stones are piled, paying attention only to the fact that the 
larger ones should be near the fireplace formed by the vaults. 
These are subsequently filled with faggots, or other firewood, 
which is then lighted. The flames rise through the spaces 
left in the stones ; they ascend gradually through the mass, 
and distribute the heat, as equally as may he, m their 
passage. This system of calcination, as might naturally 



112 


THE PLASTER CEMENTS 


be expcot-ed, loads to'a great waste of raw material, owing 
to the very slovenly way in which it is executed. As much 
as one-fiMi is wasted in many of the kdns. Sometimes coal 
is used for fuel. In this ease it is burnt in arched spaces 
• beneath the floor, and the hot. gases pass into the kiln 
flu ougli ludes in the tops ol the arches. 

The Dinnrsnil tilv , shown in Kig 11, is a great improve¬ 
ment on that described above, because the heat is much 



more under control, and is evenly distiibuted throughout 
t,hc whole mass of plaster stone. This kiln is circular in 
plan, and has ail arched roof, ]j, L y in which are four small 
tines, 0, 0, and one large central one, P, all of which can be 
closed by means of dampers. At the bottom of the kiln 
there is a central furnace, D, the flames from which pass 
through the flues, E, E , into the tire chamber, G, and hence 
through twelve openings, F, F, into an equal number of 
radiating arched flues, ilf, M , built of the larger pieces of 
plaster stone. There is a door at the side of the kiln for 
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the purpose of loading and unloading, and an oponiilg, N, 
in the roof, which serves for filling the top of the kiln. In 
working this kiln the charge is dehydrated' by nleans of a 
moderate fire, then about six or seven cubic yards of iinhurnt 
stone are added at the top, and all the openings armcloseil,' 
when the second lot of stone is dehydrated by tin?heat still 
remaining in the former charge. Although this kiln is 
expensive to build, it is economical in working. 

Sometimes gypsum is dehydrated by Wans of super¬ 
heated steam. A jet of steam at a temperature ofsibout 
200° C. is blown alternately into each of two chaiubeis 
charged with raw material; the water of hydration is 
rapidly absorbed by the steam, leaving the plaster ready 
for grinding. The waste gases from coke ovens are also 
used to dehydrate the plaster stone. Some of the London 
manufacturers adopt a continuous method of preparing 
the plaster. The gypsum is burnt in a kiln so arranged 
that the fuel is never in immediate contact witli the stone ; 
but the chimney from the fireplace passes round and round 
the kiln, and communicates its heat during the whole of its 
passage, rendering the interior, in fact, an oven. 

The best quality of plaster is sometimes prepared on a 
small scale by a process known as Imlmg. The raw stone 
is ground to a fine powder and,then spread in a layer about, 
two or three inches in depth, upon a metal plate or shallow 
dish placed over a fire, care being taken to avoid too high 
■a temperature. The water vapour given ofE from the lower 
layer appears to raise t he remainder of the material and 
keep it in suspension with a peculiar motion to which the 
process owes its name of “ boiling,” and small craters are 
soon formed from,which the steam escapes. The mass is 
stirred from time to time until no more water is given off, 
when the plaster is ready for use. 

A somewhat similar method is used on a large scale in 
the United States, where it is the practice to prepare plaster t 

l 
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by boilin'! in kettles. This method is superior to the old- 
fashioned Europeau processes, but it is slow and expensive, 
and is therefore being gradually abandoned in favour of 
calcination in rotary kilns. The gypsum is first ground 
‘and then charged into cylindrical iron kettles. The 
powdered" material must be kept constantly stirred by 
mechanical means until the calcination is complete. As 
the temperature rises to about 10b 0 to 110 ' C. the contents 
appear to boil violently until all tlie mechanically held 
wateri is driien off through a stack passing through tho 
sheet-iron cover, after which they settle down. On heating 
to 134° 0., however, the “ boiling ” recommences, as the 
combined water of hydration begins to be driven off. When 
all this water of hydration has been expelled, the hot, 
finished material is run into a fireproof pit, left until it has 
slightly cooled, then passed through a revolving wire screen, 
in order to separate all largo particles and coarse foreign 
matter, and is finally conveyed to the storage bins. 

Rotary kilns for calcining plaster stone have been in use 
for a number of years both in Europe and America. The 
process is a continuous one. Venn's barrel oven consists of 
a rotary steel cylinder supported upon hollow trunnions, 
through which the heated gases from a furnace pass into 
and out of the cylinder. The material is charged through 
a hopper placed over the kiln. The Mannheim calciner is 
provided with a Forewarmer, which is placed above the 
rotating cylindrical calciner. The crushed raw material is 
passed into the former, along which it is carried by means 
of a worm conveyor, until it falls into the rotating cylinder, 
where it is calcined. The hot gases required for the cal¬ 
cination of the stone first pass through the rotating cylinder, 
then through the forewarmer, where they partially heat 
the stone, and finally through a dust chamber to the 
chimney. The heat is so well utilized in this kiln that the 
(.temperature of the gases passing to the chimney iB only 
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About 80° C. The Cummer rotary calciner is much uled in 
the United States. The rotating cylinder is surrounded by 
a brick chamber, into which the hot gases are flrawn by 
means of a fan, and cooled to the required temperature 
by introducing a sufficient amount of cold air; they aro* 
then drawn into the calcining cylinder, where the£ partially 
dehydrate the stone. The hot material is conveyed by 
means of an elevator to the calcining bins, where the heat 
which it still retains completes tho calcination. When 
cold, the plaster is ground, passed througlp sieve*, and 
placed in sacks ready for market. 

When the plaster stone, is ground before calcination it 
is first crushed in a swing-jaw, or other coarse crusher (see 
p. 55), then passed through crushers of the coffee-mill type, 
and finally ground between French burr millstones, or 
other fine grinding machines (see pp. 57 to 62), until about 
55 to 56 per cent, will pass through a sieve containing 100 
meshes to tho linear inch. The preliminary crushing is 
unnecessary when gypsum earth is used as the raw material, 
and the grinding is then carried out in two stages. When 
the grinding is carried out after the calcination, it is usually 
done between millstones, but edge-runners (see p. 57) or 
rollers are sometimes employed. 

Tho ground plaster should bo kept from contact 
with air as it readily absorbs moisture and deteriorates; 
unfortunately, however, but little attention is usually paid 
to this detail, and the plaster is generally placed in sacks 
instead of air-tight cases. It is sometimes the practice in 
Franco to preserve tho plaster in heaps by slightly wetting 
the surface so that the crust thus formed protects the 
remainder of the dicap. This plan is at once simple and 
effective. 

Plaster is used for making casts,for plastering (see p. 148), 
and other building purposes, for cementing small objects, 
and as a top dressing for certain crops. 
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When plaster of Paris is mixed with water a species 
of confused crystallization takes place, with considerable 
evolution‘of heat and an increase in volume. It is this 
property of expansion which causes the plaster to fill any 
'mould ki which it is cast, and therefore makes it valuable 
for preparing casts. The first scientific explanation of the 
phenomena which accompany the calcination and hardening 
of plaster was given in 1765 by La Voisier, 1 who showed that 
the stone became partiallyedehydrated during calcination, 
and tkat wht/n the burnt plaster was mixed with water it 
combined with a portion of the latter to reform the fully 
hydrated compound. With characteristic modesty La 
Voisier considered that his explanation was sufficient and 
that there remained nothing further to discover about 
tins phenomenon. Marignac, 2 however, treated plaster of 
Paris with a large excess of water and then filtered. The 
filtrate was found to be five times as concentrated as a 
saturated solution of gypsum at the same temperature. 
This supersaturated solution soon became turbid and 
deposited crystals of the dihydrate. Le Chatelier 3 has 
since shown that plaster of Paris is a definite hydrate of 
the composition (CaS0 4 ) 2 .H 2 0, and also that the dehydra' 
turn takes place in stages, two distinct periods of rest 
being observed during the, process, thus indicating an 
absorption of heat and pointing to the existence of two 
intermediate hydrates. He has also shown that when 
plaster is gauged with water it forms locally supersaturated 
solutions from which crystals of the fully hydrated salt 
are soon deposited. The solution then becomes able to 
dissolve more of the plaster and again deposits crystals, 
the process going on in this manner until the whole of the 
plaster has been hydrated and crystallized. The two 

1 A. L. La Voisier, Compt. rend ,, 1765. (Euvrt* Completes, 3, 122. 

* C. Mammae, Arch. set. phys. not., Geneva, 1873, 48 , 120. 

, * 11. Lo Claatclicr, opus eg., p. 81. 
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contrary actions occur simultaneousfy at adjacent joints. 
The rate of hydration and setting depend upon the degree 
of concentration at which solution is maintained. ('Inez 1 
has shown that the heat evolved during the spying of 
plaster of Paris appears at two dilTereivb stages, am^ Davis if 
has observed that the crystals of the dihydyite which 
separate at iirst are, a rhombic modification of gypsum, 
but these subsequently pass into the stable form. Accord¬ 
ing to Robland 3 the size of the partieh#! of plaster haul 
a considerable influence upon the rate of hydration, and 
the setting and hardening is a colloidal process, but tins 
view is not supported by evidence and is not generally 
accepted. 

Plasters made from impure gypsum are usually suffi¬ 
ciently slow setting, but pure plaster of Paris sets with 
extreme rapidity, and, in order to moderate this action, it is 
a common practice to add various substances known as 
retarders to the cold calcined plaster. The materials most 
usually employed for this purpose are glue‘sawdust, blood 
and other substances of animal or vegetable origin. There 
are also many patent retarders which consist essentially of 
the same or similar substances. It is usual to add from 
2 to 15 lbs. of the retarder per ton of plaster, the mixing 
being carried out in a mixing machine such as the lirowjltton 
mixer. Sometimes accelerators Are added in order to hasten 
the setting of an impure plaster. These are crystalline 
salts, one of the most efficient accelerators being sodium 
chloride (common salt). 

Plaster may be hardened by the addition of various 
substances. A solution of glue or of gum arakic may bo 
employed, as in the preparation of “ stucco ” (see p. 103), 

1 0. Oloez, Bull. Sor. Chim., 10011, [m.*], 29, 171. 

1 W. A. Davis, J. Sac. Chum. ItuL, 1007, 26, 727. 

* P. Rohland, Zeilsch. an/jew. Chem., 1905, 18, 327. Kulloii 
Zeitsch., 1013, 13 , 01. 
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or the plaster may lie mixed with n little freshly slaked 
lime and the casting dipped in a strong sdlution of mag¬ 
nesium sulphate. Another method is to use a solution of 
sodium silicate (water glass), but the most usual plan is to 
•use a solution of alum, as in the preparation of the “ hard 
finish” piasters (see p. 119). The casting may be placed 
in the alum bath for some weeks and then slowly dried, 
or the plaster may he soaked in the solution, dried again 
and calcined. Still another method consists in mixing the 
plaster with a little finely ground mallow root and kneading 
the mixture in water, or gauging the plaster with a decoction 
of mallow root. 

Flooring plasters give a hard anil durable surface which 
is very suitable for floors, etc., on which account they are 
used to a large extent in Germany, where they are known 
as Estrichgips. They are prepared by coarsely crushing a 
relatively pure plaster stone and calcining it in a vertical 
kiln at a temperature of about. 400° to 500“ (!., for not more 
than four hours. If the heating be continued for a longer 
period than this, the, plaster becomes entirely deprived of 
its setting power. The fuel employed is generally coal, 
and is burnt on a grate at the side of the kiln, the hot gases 
passing through the mass of the gypsum. The calcined 
stone is then very finely ground. The flouring piasters 
set with extreme slowness, but finally acquire great hardness. 
They consist essentially of anhydrous calcium sulphate, 
CaS0 4 . According to van't Hoff and Just, 1 when gypsum 
is completely dehydrated the ability to combine with water 
is at first only retarded, but gradually becomes lost, either 
by prolonged exposure to a high temperature or by sub¬ 
mitting it to more intense heat, llencg the necessity for 
keeping the temperature between 350® and 500° C., and 
for discontinuing the calcination after four hours. 

1 .T. H. van’t Heft and G. Just, Sitrungsber. Kgl. pr. Aka cl. 1 F*m. 
i Berlin, 1903, p. 249. Chem. Centr. 1903,1 (15), 900. 
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The group of plaster cements‘known as hard^Jnwh 
plasters resemble the flooring plasters in consisting essen¬ 
tially of anhydrous calcium sulphate, but they lye calcined 
at a higher temperature (sometimes at a red heat) and are 
usually treated with various chemicals, such as aluii^, 
during the process of manufacture. The calcination is 
carried out in two stages, the plaster stone being fust 
calcined, then dipped in a solution of alum, borax, or other 
salt, and again calcined at a high temperature, after which 
it is finely ground. Keene's eement is now the general name 
for a number of different plasters of this class, piopitred by 
various manufacturers, the original patent having expired. 
It is usually prepared by fust calcining the plaster stone so 
as to form plaster of Pans; dipping this in a solution of 
alum or aluminium sulphate, diving, and reralcming at a 
much higher temperature. Sometimes, however, tin* first 
calcination is earned out at a high temporal me, and some¬ 
times other salts are used instead of alum , indeed, in some 
cases, the plaster is prepared without dipping in any 
solution, when it is, of course, really a “ flooring plaster.” 
Mack's cement is prepared by adding calcined sodium 
sulphate or potassium sulphate to completely dehydrated 
gypsum. Martin's cement is similar to Keene's, but the 
solution of alum is replaced by one of potassium carbonate. 
Parian cement may also be prepared in the same manner 
as Keene’s cement, by employing a solution of borax in 
place of alum, or it may be manufactured by burning an 
intimate mixture of powdered gypsum and dry borax and 
grinding the product to a fine powder. All these plasteis 
set rapidly, and are hard and durable, but they are all 
liable to one objection, namely, the expense. 



CHAPTER X 

TI1E SLAKING OF LIMES 

Tiie subject of the slaking of lime is of great importance, 
not only in connection with the ordinary preparation of 
mortar for structural work, but also in the manufacture of 
hydrated lime, and sand-lime bricks. 

The object to he attained in ordinary slaking is to 
reduce the quicklime into a pasty hydrate, as unctuous 
as possible, and one which has absorbed the greatest pos¬ 
sible quantity of water without having taken up too much, 
and thereby lost a proper consistence. As we have already 
seen that every separate variety of limestone produces a 
lime of a different chemical composition, it would in all 
probability be found that it would be dangerous to decide, 
before making experiments upon each of them, the mode 
of slaking which would be this most advantageous. Three 
methods may be employed, (a) immersion or maceration, 
(h) sprinkling with small quantities of water, and, (c) allow¬ 
ing the lime to slake spontaneously by absorption of the 
moisture in the atmosphere. The method chosen in any 
particular case depends to a large extent upon the kind 
of lime employed. 

All the rich limes, as we have already* seen, are capable 
of being slaked by immersion ; they keep in a plastic state 
under water, and they even gain by being allowed to 
remain therein, for all the core becomes thus slaked. Plinius 
states that the Romans were so convinced of the truth of 
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this, that the ancient laws forbade*tho use of lumj unless 
it had been alaked for three years ; and that it was owing 
to this regulation that their works we lie not di.^figmed 
by cracks or crevices. Alberti mentions, in the eleventh 
chapter of the second book, that he discovered once, pi 
an old trough, some lime which had been lefj tlieie live 
hundred years, as he was led to believe, by man} indications 
around it; and that this lime was as soft and as lit to bo 
used as at first. • 

In the preparation of ordinary mortar for building 
purposes, it is the custom to add consideiafdy mote water 
than is required to merely slake the lime, the icsult. being 
that a paste is obtained. Although this method cnsmes 
a thorough slaking of the lime, there is some danger of 
using too much water, the excess of which might some¬ 
what impair the quality of the mortar. Fat lime is 
frequently slaked by total immcision in water for some 
days, w r hilst hydraulic limes which, like the blue lias limes, 
do not slake readily, are first wetted witlt* water and then 
covered over with sand or sacks, in order to retain tie*, 
heat. Moderately hydraulic limes requue at least, two 
days to slake, and more hydiaulic limes should In* allowed 
from seven to fourteen days. Such limes should always 
be sifted after slaking in older to remove any impel footly 
slaked lumps, and it is advantageous to grind the lumps 
of clinker before adding the water, so as to bung cveiy 
particle into contact with the latter. If the lime is not 
perfectly slaked before being made into mortar the un¬ 
slaked particles will ultimately absorb water and expand, 
so that the masonry in which it is employed may be 
ruptured. 

If just sufiicfcnt water be added to a lump of hydraulic 
lime, only the calcium oxide will be hydrated, but the 
expansion due to the slaking of this portion of the material 
will cause the whole lump to ultimately ciumble to a 
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fine Wjliite powder, consisting mostly of calcium silicate 
calcium aliuninato, anil calcium hydroxide; the same 
result is t obtained when the lime is exposed for a 
sufficient length of time to the atmosphere. It is still 
usual in this country to sell hydraulic, lime in lumps, just 
as they come from the kilns. A much better plan, which 
was first proposed by Viral, is, however, employed in 
France* wheie the slaking is carried out at the luneworks. 
The lime is spread out in layers, sprinkled with just sufficient 
water to bring about com'plete slaking of the free lime, 
shovelled into heaps, and kept for about ten days, the 
slaking becoming completed by the steam thus generated. 
The slaked matei ini is then sieved in order to remove all 
lumps ( graptns), after which the lime is ready for maiket. 
As described on p. FS, ihe lumps which fail to pass the 
sieves are ground and sold as a cement, hut a portion of 
this ground mateinil is added to the lime in order to increase 
its hvdraulie properties. 

The practice of slaking hydraulic limes at the lime- 
works has often been condemned, especially in this country, 
on the grounds that the slaked material gradually absorbs 
carbon dioxide from the atmosphere and thus loses some 
of its concretionary power. This argument, however, 
is due to a confusion between the processes of setting of 
air and hydraulic limes. 'The setting and hardening of 
hydraulic lime is due to the action of water on the calcium 
silicates and illuminates present, and the slaking of the 
calcium oxide only serves to disintegrate the lumps (see 
p. I t). 

During comparatively recent years ready-slaked lime 
has been somewhat extensively sold under the name of 
“ hydrated lime," “ new process lime,” and other fancy titles. 
The methods employed in preparing this lime vary con¬ 
siderably in detail, but the general procedure is much the 
same in each case. The lumps of quicklime are ground 
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to a fairly fine pow<ler, which is then thoroughly^ slaked 
witli water, mid finally passed through line sieves or air 
separators (see p. 74), thus being brought to # a uniform, 
fine powder of slaked lime. The greatest differences in 
the methods of preparing hydrated limes are to be fouiyi 
in the methods of slaking. In some cases the linje is simply 
sprinkled with water, but in the more recent methods 
comparatively elaborate processes designed to ensure 
complete saturation with water arc# employed. The 
Kritzer hfdralor consists of six cylinders, each of which 
is provided with a screw conveyor. The cylinders are 
connected to a 40-foot stack, which is water-jacketed 
to a height of ,‘30 feet, so that the water becomes heated to 
about 43° 0. by the hot gases. The powdered lime is fed 
into the cylinder where it is conveyed along in the opposite, 
direction to the gases, and is discharged in a fully hydrated 
condition. The hydrated lime is then passed through air 
separators. It is claimed for this process, that the plasti¬ 
city of the lime particles is not interfered with, and that 
there is no risk of crystallization on account of excessive 
heat. Other well-known hydrators are the Sclutjfrr, the 
Lauman, and the (7 if dr 

Although lime has no action upon sand at ordinary 
temperatures, at moderately high temperatures there is a 
reaction, and this fact is maffe use of m the manufacture 
of sand-hme bricks. The sand is mixed with about 5 to 
10 per cent, of lime and the mixture moulded into bricks, 
which are then exposed to superheated steam at a tempera¬ 
ture of about 150° 0. The lime reacts with a portion of 
the sand, forming calcium silicates, which cement the sand 
grains together. These sand-lime bricks are quite strong 
enough for orc/mary building purposes, and are used in 
localities where clay suitable for brick -making is not 
available, and sand is abundant. 
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SANDS, POZZfl DANAS A.N'D OTHER MATERIALS USED WITH 
DIME IN THE PREPARATION OP MOItTAR 

Several kinds o£ material are used to mix with lime in 
the preparation of mortar. They are. 1, the sands, properly 
so called, whether fluvial or pit-sand ; 2, the clays, cither 
in their natural or their burnt state; 3, the pozzolanas, 
trass, or other volcanic productions; and, 4, the produce 
of artificial calcination, such as cinders, slag of furnaces, or 
scoria;. 

1. Sands are derived originally from the decomposition 
of the older rocks, either by the action of running water, or 
by other means. They are technically distinguished from 
dust, by the fact that they sink at once to the bottom of 
water, without leaving any sensible quantity m suspension. 
The decomposition of the rocks often gives rise to a kind of 
agglutinating substance, which accompanies the sand, and 
hinds it together. But this only takes place in the positions 
where the sand is found “ in situ ” ; washed by the rains 
and the running waters, it soon parts with such hetero¬ 
geneous particles, and it arrives in a comparatively pure 
state into the bed of the principal river* This purity is 
lost as the rivers approach their embouchures ; for, in the 
first place, the diminished velocity of the current causes 
the heavier particles to subside before arriving there; the 
waters then only carry down the light earthy particles, 
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and the decaying vegetable matter‘which may fajl into 
them, thus giving rise to the formation of clay deposits. 
The constituent parts of the. sand represent faithfully the 
rocks from whence they are derived; thus the granitic 
rocks produce a sand, the principal ingredients yf which 
are quartz, feldspar, and mica; the volcanic .rocks are, 
represented by sands in which lava, obsidian, etc , appear; 
the flat, soft-grained sands arise from the disintegration 
of the schistose rocks; the calcareous »rocks, as might 
naturally he expected from tlioir soft llatijre, arc those 
which are the least represented in the genes. 

Immense deposits of sand are found among the rocks 
and soils of the Earth's crust, in places where rivers have 
long ceased to flow. Sand extracted therefrom is known 
under the name of “ pit-sand.' 1 to distinguish it from that 
borne down by the rivers, called “river-sand,” and fimu 
the “virgin-sand.” which remains in the places where 
formed, without in any way suffering the action of water. 
Fit-sand lias been deposited by the action iff water at some 
more or less remote period, and the grains are usually 
somewhat rounded and waterworn, though sharper and 
more angular t linn those of rmr-tmvd ; they arc sometimes 
mixed with clayey matter. 

In many places near the sea-roast there are large tracts 
covered with blown-sand, which forms constantly shifting 
hillocks and ridges. This sand naturally consists of very 
small, round grains, because the wind has most effect, upon 
the smallest grains, and all the angles soon become rubbed 
down by the action of the shifting grains upon each other. 

Sea-sand varies considerably in size of grain, etc. ; the 
grains are often^very round and smooth, and the sand is 
contaminated with salts from the sea-water. 

The most important sands for the preparation of mortar 
are the river and pit-sands. Those which are mixed with 
loamy, clayey, or organic matter must be thoroughly washed 
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in clean water, as these impurities are injurious to the 
mortar, especially to cement mortar. The grains should 
be angular! the surface of rough texture, and they should 
vary between and J of an inch in diameter. “ Blown- 
sand ” is not suitable, because, although clean, the grains 
are too small and too rounded. Sea-sand, when not too 
water-worn, may be used, hut should be thoroughly washed 
in clean fresh water in order to get rid of all the salts with 
which it is contan'iinated. 

(lenprally npeaking, siliceous sands are the best, and 
calcareous or argillaceous sands are unsuitable for making 
mortar, but there are exceptions to this rule. There exists 
certain species of sand in very large masses in some parts 
of France, where it forms even entire hills, which is derived 
from the decay of trap, basalt, and other igneous rocks, 
and have slight pozz.olanic properties. These are known 
under the name of “ armies,” and were largely used in 
conjunction with rich limes for river and water works, but 
are of little importance at the present time. Some of the 
decomposed groywacke rocks also yield an argillaceous 
sand, composed of quartz, schiste, feldspar, and particles 
of mica agglutinated Ijy a species of clay, which is very 
valuable, whether used in its natural state, or calcined to 
make artificial pozzolanas, lik,o the armies. The granitic 
rooks of Devonshire, some parts of Brittany and of the 
extreme north-west of Spain, all of which are characterized 
by a remarkable excess of feldspar, yield a sand of great 
value for building purposes, especially when the mortars 
composed of it arc not immediately exposed to the effects 
of running water. In all probability, the potash present 
in the decomposed and decomposing fcldsprr may influence 
the setting of the limes mixed with the sands thus obtained. 

Crushed sandstone, quartzite, or quartz furnish very 
suitable sands for mortars. 

2. The clays are rarely used in their natural state in 
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combination with lime, unless it be tc? give a certain jlegreo 
of consistence* to mud walls or pise work. When burnt, 
they act somewhat in the manner of pozzAlana*; and for 
all cases in which the nuntars thus made are not. exposed 
to the action of sea-water, they appear t o answer v^iy uelV 
The Romans were perfectly aware of the practical value of 
this process ; for many of their works, which have* survived 
to the present day, especially the aqueducts, wete executed 
with a mortar containing pounded huckster tiles. 

M. Rafflneau do Lille made a veiy important, (jssay of 
the artificial cements obtained from pounded bricks in 
some works he executed, in fiesh water, near Galais. Them 
it answered as well as the ancient Romans had found it, to 
have done. He called the attention of Vicat. to the question, 
and that eminent engineer, after a laborious series of ex¬ 
periments, arrived at the conviction that the action of the 
butnt clay was in every respect analogous to that of the 
natural pozzolanas. Bertluer had previously shown that 
the latter materials consisted principally of aluminium 
silicate mixed with a very small propmtion of lime and 
iron ; and, as Vicat found the clays to differ m their com¬ 
position only in the fact of their being aluminium hydio- 
silicates with neaily the same foreign ingiedients, ho 
thought that all that, was necessary to render the, eluvs as 
useful for hydraulic purposes as the pozzolanas, won hi be 
to drive off the water ot combination. Ills experiments 
led him also to believe that a low dogmo of heat produced 
the best results, provided that it weie managed in such a 
way as to allow the free access of the air to all parts of the 
matter in incandescence. 

General Trei^sart applied similar artificial pozzolanas 
on a large scale at Strasbourg. Other essays wok; made at 
Algiers, the Fort Boyard in the lie de Re, at Brest, and at 
Cherbourg. At Strasbourg no accident has occurred ; but 
in all the cases where the cements thus prepared were 
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expose^ to the action' of sea-water, they appeared to set 
very satisfactorily at first—the favourable’ appearances 
lasted even for three or four years, but at the expiration of 
that time all these cements fell to powder, 
i Vicat) studied the causes of these failures, and was led 
by them t* the conclusion that the calcium hydroxide had 
been attached by the magnesium chloride present in the 
sea-water, and had ultimately been converted into a double 
carbonate of calcium and magnesium, similar to dolomite 
(see p v 2f). Jhis would be accompanied by a mode of 
crystallization different from that of the ordinary calcium 
carbonate, and, therefore, lead to the disintegration of the 
whole mass. In view of the more recent work on the effect 
of sea-wat er on Portland cement (see p. 92), it seems likely 
that one of the causes of the failure of these cements was 
the formation of the highly expansive calcium sulpho- 
aluminate, 3 Ca 0 .Al 2 0 3 . 3 CaS 04 . 

These artificial pozzolanic materials are rarely used at 
the present time, owing to the superior results obtained 
with Portland and other cements. 

3. Pozzolanas are volcanic lavas, which, owing to the 
action of superheated steam and other gases, have become 
pulverulent, and have gained hydraulic properties. They 
derive their name from the town of Pozzuoli, near Naples, 
where, according to Vitruvius, the material was first found. 
They are also found in several other parts of Italy, in 
south-eastern and central France, and in the Azores and 
other places. Typical pozzolana consists principally of 
silica and alumina, with smaller amounts of lime, magnesia, 
oxides of iron and alkalies. 

The silica is in such a condition that it geadily combines 
with lime in the presence of water, forming calcium silicates. 
The following table, giving the analyses of two pozzolanas, 
is due to Gallo. 1 

1 G. Gallo, (Janetta, 1008, 38, ii., 15G. 
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• 

• 

Pozzolana. 4 


From Pratolungo* 

Frog) Vesuvius. 

Silica .. 

40-24 

• 

48-45 

Alumina 

10-20 

17-81 

Ferric oxide 

11-18 

• 3-40 

Ferrous oxide .. 

— 

3*35 

Lime .. 

9-82 

1209 

Magnesia 

2 84 

302 

Sodium oxide .. 

. 2*00 

5-40 

Potassium oxide 

2-77 

. 601 

Water and volatile matter ,. 

<>•10 

olo 

Total .. 

100 87 

99-28 


Pozzolana varies very much in appearance; sometimes 
it is in a state of powder, at others in coarse grains ; often 
in the form of pumice, scoria;, or of tuifa or small rubble- 
stone. It is mainly amorphous, but contains crystals of 
mica and other minerals. The colour maydrc white, grey, 
brown, black, yellow, or violet-red. 

The pozzolana is generally obtained in small open cuts 
or pits, but some of the Italian workings are of great depth, 
those of the Trentaremi being about 600 feet deep. It is 
screened and ground, and, sometimes, slightly roasted. 
Owing to the careless marine* in which the Italians mine 
and prepare the pozzolana, they have brought their material 
somewhat into dispute, and that from the Azores is gener¬ 
ally preferred. A reddish coloured pozzolana found in 
these islands is known as tetin. Another variety known 
as tosca is found in Tenerifle, in the Canary Islands; it is 
chiefly used in Spain. 

A somewhat similar material to pozzolana is found on 
the west bank of the Rhine, in the Eifel district, between 
Bonn and Andernach. This material, which is called trass, 
is a pale yellow or grey coloured, metamorphosed, volcanic 
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ash. The following table, giving the analysis of trass, is 
due to Berthier and 1’cichtinger. 1 




Berthier. 

Feichtinger. 

Silica 


57 0 

53 08 

59-3 

Alumina 1 


1(‘>0 

18*28 

12-2 

Ferric oxide 


50 

0-48 

8-5 

Ferrous oxide .. 


— 

333 

_ 

Lime 


2 0 

1-25 

6"2 

Magnesia .. • 


I 0 

1 31 

1-9 

Sodium oxide .. 


10 

3-44 

3-3 

Fotasaium oxide 


7 0 

1 17 

3-5 

Water and volatile matter .. 

i) (> 

12-05 

3-5 

Total 


99 2 

9799 

98 4 


Tiass is usually more compact than the true pozzolanas, 
but sonic varieties are light and porous, resembling pumice. 
It. is used to some extent in Holland in hydraulic engineer¬ 
ing work. 

Xaiitnrin earth is a light grey coloured volcanic ash found 
in the Island of Santorin or Thera, in the (lieciau Archi¬ 
pelago. It, is very similar to pozzolana and trass, but 
contains a linger percentage of silica; it also contains 
pumice, quartz, and feldspar. 

Sandstones and limestones which have been altered by 
contact with the rocks of eruption also frequently take the 
character of pozzolanas, and may be classed, therefore, as 
pseudo-volcanic products of a similar category. But the 
conditions under which they were exposed to the heat of 
the volcanic rocks, and under which they gradually cooled, 
have necessarily modified their chemical and physical 
nature. In the neighbourhood of CataDia, on the east 
coast of Sicily, there are beds of a small red gravel, which 
have been produced by the action of molten lava on clay. 

1 Feichtinger, Chem. Texhnolojte , 1885, p. 82. 
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This material is used to a large ext&it for local building 
purposes, and Acts admirably as a pozzolanic material. 

Essays have also been made with the ba«altie«and. trap 
rocks in the same manner as with the pozzolanas, ajid tho 
result has been found to be the same. The difliqulty o£» 
breaking or pounding them, however, is a verjr serious 
objection to their economic al employment. According to 
Vicat, basalt should be, burnt so as to produce a vitrification 
before it is employed for this purpose. • 

At the present time these naturally occurring pozzolanic 
materials are rarely used in England for making hydraulic 
mortars, and they are only used to a limited extent on the 
Continent, because of the superior results obtained with 
the natural and slag cements, and especially with Putt laud 
cement. 

4. Slags are fusible substances produced during metal¬ 
lurgical operations by the combination of the flux with tho 
siliceous and earthy impurities of the ore. They arc gener¬ 
ally vitreous compounds which closely resemble the volcanic 
lavas. Somewhat similar substances obtained from glass 
furnaces arc also known as “ slags.” Scome are the lighter, 
more porous, and less perfectly vitrified substances, winch 
aiise principally from the puddling and refining of iron; 
the term is also applied to the less compact portions of tho 
slag. Cinders are the (‘artby residues from the combustion 
of woods, peat, coal, or other combustibles. 

The slags and scoriae differ veiy considerably in their 
chemical nature, partly fiom the composition of the ores 
from which they are obtained, partly from the different 
action of the furnaces from whence they are produced. 
They principally consist of silica, with smaller amounts of 
lime, alumina, magnesia, and oxides of iron, and, sometimes, 
manganese. The scorne, however, contain considerable 
quantities of iron. 

When ground into powder, the scoriae and slags make 
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very good mortars if mixed with moderately or perfectly 
hydraulic limes. With the former it is not advisable to 
use themdn petitions where the mortars would be exposed 
to the.action of running water ; with the latter they may be 
'used to replace sand, sometimes with advantage. When 
slags areisimply crushed and ground they only act as sand, 
but certain varieties of slag become hydraulic when 
granulated, and are used in the manufacture of slag cements 
(see p. 48). 1 

WJien prijperly mixed, coal cinders appear to render the 
rich limes moderately hydraulic. Great care requires to 
be exercised in their manipulation to proportion the quantity 
of water used, for they absorb it with such avidity that, 
unless there be a large quantity present, they abstract it 
from the calcium hydrate, and render the crystallization 
of the latter imperfect. Workmen characterize this action' 
by saying that the lime becomes short; in fact, its coherent 
powers are much diminished. If, however, the necessary 
precautions be taken, coal cinders may be usefully employed 
for works out of the water. 

Wood cinders are often objectionable in consequence 
of the excess of alkali they contain : if this be removed by 
washing they may occasionally be useful in the absence of 
other materials capable of communicating hydraulic pro¬ 
perties. So far as the author is aware, peat ashes have 
never been tried in any scientific manner ; but there does 
not appear to be any reason why they should not be as 
useful as those of wood. 

The clinkers which fall through the fire-bars of lime¬ 
kilns owe their hydraulic properties to the combination of the 
lime with the aluminium silicate of the cinders. In Belgium 
they are very largely and very successfully used for canal 
and river works under the name of “cendree de Tournai.” 

Vicat classes the different materials named and de¬ 
scribed above still further, according to the energy of their 
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action upon the limes with which they are mixed. I^e calls 
“ very energeffic ” any substance which, after being mingled 
with lime slaked in the usual manner, an<> brought to the 
consistence of a stiff paste, produces a mortar capable of 
setting from the first to the third day; of acquiring afte» 
the lapse of twelve months a degree of hardnes* equal to 
that of a good brick; and of giving a dry powder if sawn 
with a tooth-saw after that time. 

“ Simply energetic,” any substance which will determine 
the setting from the fourth to the eighth day ; an<^ which 
is capable of acquiring after twelve months the consistence 
of a soft stone, and of giving a damp powder under the 
tooth-saw. 

“ Slightly energetic,,” when the setting only takes place 
between the tenth and the twentieth day ; the consistency 
of hard soap would he acquired after twelve months, and 
the mortar would then clog the tooth-saw. 

“ Inert,” when the materials, if mixed with rich limes, 
exert no influence upon their action under water. In all 
these cases the mortars are to be immersed immediately. 
It is, moreover, to be observed that the degree of hardness 
attained is the only invariable characteristic, for the time 
of setting varies very considerably. 

Having established these differences, Yicat ranges the 
common sands amongst the * materials he classifies as 
“ inert.” The arenes and greywacke rocks yield materials 
which are hut slightly energetic. The pozzolanas, whether 
natural or artificial, are classed occasionally as being simply 
energetic or very energetic, as the case may he. Experience, 
however, shows that the artificial pozzolanas should only 
be ranged in th^first class. 

These different actions appear to be owing to the affinity 
of the several materials for the lime. Vicat found, in fact, 
that, if treated by acids and by lime water, they were 
distinguished from one another as follows'The inert 
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materials resisted th'e action of acids, except when cal¬ 
careous sand was operated upon, and were totally without 
influence," even upon boiling lime water. The slightly 
energetic materials yielded in a trifling degree to the acids, 
und took up a small proportion of the lime from the lime 
■water. The energetic, and very energetic, materials were 
powerfully affected by the acids, and took up a very notable 
portion of the lime in solution. 

The same author gives, as the result of forty years’ 
experience, t.Jie following tables of the materials it is ad¬ 
visable to mix together to obtain the best results in the 
respective cases mentioned. He supposes that the architect 
or engineer has under hand the four descriptions of lime, 
and the different substances to he mixed with them; and 
that in the first case he desires to obtain a mortar capable 
of attaining a great degree of hardness under water, under 
ground, or in places where there is a constant humidity; 
in the second case, where it is desired to obtain a mortar 
able to set rapidly in the open air, to resist rain, and the 
changes of the weather. He recommends, then, to mix 
with 


Case the First. 


ltich limes. | 

Moderately . 
hydraulic. 

Hydraulic. 

Eminently 

hydraulic. 

Tho very ener¬ 
getic pozzo- 
lanas, either 
natural or ar¬ 
tificial. 

The Bimply ener¬ 
getic pozzola- 
nas. 

The very en¬ 
ergetic ditto, 
mixed with half 
sand or other 
inert matter. 

The energetic 
ar6nes, or grey- 
wacke rocks. 

Tho slightly on- 
ergetic pozzo- 
lanas. 

The energetic 
ditto, with half 
sand or inert 
matters. 1 

The slightly en¬ 
ergetic arenes, 
etc. 

The inert matters 
such as sand, 
etc. 

Slag, scoriie, etc. 
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Case the Second* 


Rich limes. 

Moderately 

hydraulic. 

1 

Hydraulic. 

1 

w Eminently 

hjdrauuc. 

• 

No ingredient 
can attain the 
object. 

No ingredient 
can perfectly; 
attain the ob-! 
ject. j 

; 

Any description 
of sand; pound¬ 
ed quartz. 

Dust of pounded 
limestone and 
ot^er inert mat¬ 
ters. j 

Any description* 
of saUd; pound¬ 
ed quail/,. 

Dust of pounded 
limestone and 
other melt mat¬ 
ters. 

• % 


General Treussart does not agree with Vicat in supposing 
that the chalk, or rather the rich limes, cannot be rendered 
capable of setting by the mixture of pozzoknas. Gautkey, 
in his work upon the construction of bridges, however, seems 
rather to lean to Vicat,’s opinion; which is confirmed, it 
must be added, by the experience of the enginecis of Toulon 
and Marseilles, 





CHAPTER XII 

MORTARS 

Mortars are divided into common or lime, mortar, which 
is made with lime; trass mortar or pozzolanic mortar, in 
which trass or some other pozzolanic material is mixed 
with the lime; and cement mortar, which is made with 
Portland, natural or slag cement. 

The making of common and trass mortars comprehends 
the slaking of the lime and the mixture of the ingredients 
worked up with it. As we have already seen, both the 
former process and the nature of the latter differ, according 
to the nature of the lime to be dealt with. It is, however, 
a universal rule, in contradiction to the slovenly practice 
of London builders, that all limes except the eminently 
hydraulic ones should be reduced to a paste before being 
mixed with the other ingredients. The degree of consistence 
of this paste should vary with the nature of the extraneous 
materials. It should be stiff whenever it is intended to 
form a gauge for substances whose particles are hard and 
palpable, and which are capable of preserving sensible 
distances from one another. It should be more liquid 
when the substances to be mixed with it are pulverulent, 
of impalpable and fine grains, presenting an homogeneous 
appearance, and in which it is impossible to distinguish the 
separate elements, such as the pozzolanas, etc. 
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Sand is mixed with the lime in order to reduce the 
shrinkage arfd to prevent the cracking which would take 
place if a paste made of lime and water afone were allowed 
to dry; the sand also renders the mass more, porous, 
thus facilitating the absorption of the carbon divide up*n 
which the ultimate hardening depends, and increases the 
resistance of the mortar to crushing. It also lessens the 
cost because sand is cheaper than lime. 

The quantities of sand to be used vaty, as might be ex¬ 
pected, according to the nature of the limes.and a^o of the 
sand itself. Rich limes can be mixed with from 2 to 21 
times the bulk of the lime before it is slaked, whilst hydraulic 
limes should be mixed with smaller proportions. Thus, 
blue lias lime should not be mixed with more than twice 
itB bulk of sand, and equal proportions of lime and sand 
should be used on important work. It must be remembered 
that although fat lime will stand more sand, the strength 
of the mortar is less. 

If it be required to mix common lime and pozzolanas, 
the best proportions, according to General Treussart, are 
1 of lime in powder to 2-1 of pozzolana ; 1 of lime to 2 of 
trass; or 1 of lime to 1 of sand, and 1 of pozzolana or 
trass. 

The best hydraulic limes, as we have seen, lose much 
of their qualities if long exposed to the air; it is t herefore 
advisable to work them only for the time absolutely neces¬ 
sary to ensure, firstly, their perfect reduction to the state 
of hydrates; and, secondly, the intimate mixture of the 
lime and sand. The rich limes, however, as we have before 
said, inasmuch as they absorb carbon dioxide with 
difficulty, gainjty being exposed for a longer period to the 
contact of the atmosphere. As far as such a proceeding 
is consistent with economy, it is advisable, then, to protract 
the operation of their manipulation as much as possible; 
it is even advisable to work up large quantities of such 
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mortar ,beforehand, rendering it fit for use by a second 
manipulation. 

iiiomo of' Vicat’s experiments show that all limes lose 
two-fifthr of their strength if mixed with too much water. 
It* is then better to wet the materials to be used, and to 
employ a eHtf mortar, than to follow the course usually 
adopted by masons arid bricklayers of using very soft fluid 
mortar. The system of grouting is more than questionable 
in its results ; the'lime suspended in it is nearly destroyed, 
the extfi quantity of water is but an addition to the 
difficulties of setting opposed to the mortar already in 
place. 

There are conditions of the atmospheric state which 
affect the goodness of the mortars. For instance, those 
made in summer are always worso than those made in 
winter. This fact is probably accounted for by the too 
rapid desiccation of the mortar; and Vicat even asserts' 
that they lose four-fifths of their strength if allowed to dry 
very rapidly. He recommends, in consequence, that the 
masonry be, watered during the summer months, in all 
constructions of importance, to guard against this danger, 
l’robably the hydrates are not in a favourable condition to 
absorb carbon dioxide if they be allowed to dry rapidly; 
the presence of the water beincr necessary for the combination 
of t he lime and the gas. 

The freedom of the water from carbon dioxide in solution 
is also a necessary condition of the successful use of the 
hydraulic limes. Their success depends, to a certain extent, 
upon the slow, gradual manner in which they take up that 
gas from the atmosphere, and crystallize about the nuclei 
offered to their action. Some engineers prescribe, that the 
water should be deprived of such impurities by boiling, and 
although the precaution be rather exaggerated, it is certainly 
of a useful tendency. 

As the lime reduced into a paste dues but fill up the 
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voids of the materials it is mixed w*th, there is necessarily 
a very considerable diminution of bulk upon the quantities 
of the respective substances taken separately.* The exact 
amount of this diminution varies, of course, with the limes 
or sand employed; hut as a general rule it may. he taken 
at about three-fourths of their collective volumes. To 
state this in a convenient formula : if <t = the hulk of the 
lime, 6 = the bulk of the sand ; then (u -|- b) \ 0 75 - the 
bulk of the mortar they will produce. • 

The position in which a mortar of anj description is 
to he used also modifies the proportions of sand which 
it is desirable to mix with it. Underground, in the water, 
and in damp positions, less sand should he employed than 
in the open air, where it is exposed to the changes of the 
atmosphere. 

It is often a matter of importance to know the powers 
of resistance of lime mortars ; but, as they differ within a 
very large range, it is not easy to state them very pi eeisely. 
The best experiments, however, show that we may safely 
calculate, for all practical purposes, upon a tensile strength 
of 14, lbs. per square inch, a crushing: strength of 11 lbs. 
per square inch, and a resistance of 5} lbs. per square inch 
agonist a shearing force. It would not be safe to expose 
new woks to greater efforts than those which could he 
included within the above limits. 

Small quantities of inoitarare mixed by hand, but when 
large amounts are required it is usual to employ some form 
of mechanical mixer. Tf the dimensions of the construction 
should be such as to justify the expense, it should lie made 
a necessary condition that mechanical means he employed, 
for even with ^he greatest possible care the mixture by 
hand is never perfectly eltected. In France, whenever 
great care is required in the fabrication of the mortars, 
the lime is worked up into a paste in a mill, consisting of 
two vertical stones working in a trough. The lime, after 



140 , MORTARS 

f 

going through this operation, is then mingled with the 
sand in a pugmiU, or by hand, upon a floor. ' 

Cemfnt. tnorlac may consist of a mixture of sand and 
water vjith natural, slag, or Portland cement, the last 
mentioned being by far the most frequently employed at 
the present,);ime. It is much stronger than common mortar, 
but as it does not spread so freely it is usual to add more or 
less lime to the mixture, or sometimes loam is added instead 
of lime. Both these substances are detrimental to the 
strength^of thj, mortar, though this fact is not generally 
recognized by builders. The proportion of sand to cement 
should not exceed 4 to 1, and in most cases should not be 
greater than 3 to 1. Cement mortar is mixed either by 
hand or in some form of mixing machine; unlike lime 
mortar, the materials should be thoroughly mixed in the 
dry state, and then the water should be added by sprinkling 
on through a rose. 

Cement mortar is employed in masonry which is exposed 
to the action of running water or of waves, and, more 
recently, in many large works on dry land, where great 
strength is required; it is also used as a surface coating 
to cover masonry or concrete walls, and for other purposes. 
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CONCRETE 

Concrete or b'don consists of a conglomerate of pebbles or 
broken stones termed the embedded m a matrix 

of mortar. The latter may bo either lime mortar, as in 
the case of the ancient and lnediaival concrete, or cement 
mortar, as in most modern work. 

The use of lime beton, or concrete, is very ancient, for 
it is know'll to have been employed by the Romans; and 
Smeaton expressly states that he derived the idea of using 
it, as a backing for river works, from an inspection of the 
ruins of Corfe Castle, in Dorsetshire. In the Middle Ages 
it was very commonly used, as may be proved by an in¬ 
spection of the ruins of feudal fortifications, (icneral 
Pasiey was, therefore, mi^aken in awarding t he merit of 
the introduction of this system to Sir Robert Smirke. At 
the present time concrete is extensively used for the purpose 
of distributing the weight, of a large, heavy construction 
over the greatest surface possible; and for the backing of 
coursed masonry, in cases where walls are required of 
great thickness. Cement concrete is also much used for 
making blockwof artificial stone, and for the production of 
monolithic work. The use of concrete made with Portland 
cement has extended enormously during recent years, 
especially since the introduction of ferro-concrete. 

The aggregate may consist of gravel, or broken stone, 
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or of such materials a® broken bricks, slag, clinker, coko 
'and ashes. Any compact crystalline stone may be used 
for this purpose, (nit. it should be broken into rough angular 
fragments, as rounded pebbles do not bond so well with 
the mortar. Granite and the more siliceous igneous rocks 
are particularly suited for aggregates, and so are some 
varieties of sandstone. The shales and slates are not so 
suitable, as they do not form such a strong concrete, and 
are liable to deconyiose. On account of their decomposition 
by heat., limestones may cans', the collapse of any structure 
in which they are employed, should the latter be exposed 
to fire, and there is a similar objection to flints on account 
of their tendency to “ tly ” when heated. Where a very 
light concrete is required and strength is not essential it 
is usual to employ a porous material such as pumice or 
coke for the aggregate. Owing to the presence of oxidiz- 
able sulphur compounds, however, coke is liable to expand 
and rupture the concrete, and ashes are even worse than 
coke, as they usually contain more sulphur. Slags and 
clinker are also liable to expansion owing to the presence 
of these sulphur compounds. Such materials as broken 
bricks and burnt clay do not form such strong aggregates 
as most, of the natural stones, when used they should bo 
as hard as possible, and are best when partially vitrified. 
Broken tiles and pottery are not suitable, because, they 
bridge over each other, leaving large voids. 

The material forming the aggregate should bo of various 
sizes, as the mass will then be stronger and more compact 
than if all the pieces were uniform in size. The careful 
grading of the aggregate is of importance, as it is quite 
possible to nearly double the strength of the concrete’ by 
propsr attention to this matter. Some gravels, however, 
do not require grading as they contain particles of the right 
sizes and in the correct proportions. For most purposes 
the largest particles of the aggregate should pass through 
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a hole one inch in diameter, but .where large. masse* of 
concrete are i employed, tlio aggregate may contain much 
larger pieces, and large stones or “ plums ” are embedded 
at intervals in the mass. The smallest parficle.4 should 
not be able to pass through a hole one quart's ol an inch 
in diameter; all smaller material should be*removed, 
preferably by washing, and the aggregate slufldd he well 
wetted before use. The proportion of voids or spaces 
between the particles of the aggregate should not exceed 
45 per cent. . 

The remarks already made eonreruing«t,he srtnds used 
for mortar apply to those used in concrete. The most 
usual sands employed arc siliceous pit and iiver-sands, 
but sea-sand and aitilicial sands obtained from crushed 
stone or slag are, also employed, and, sometimes, pozzo- 
lanas. The sands should be, clean and tlm particles should 
be well graded, varying in size from about to A of an inch 
in diameter. They should have a rough surface and be 
angular. 

Kor watonvork required to set rapidly, an excellent 
lime concrete may be made by a mixture of hydiaiihc limes, 
pozzolanas, and sand. The proportions found to yield the 
best results are given by Tieussart, as follows - 

30 parts of hydraulic, lime, very energetic, measured 
in bulk, and befhrc being slaked. 

30 ,, of trass of Andernach. 

30 „ of sand. 

20 ,, of gravel. 

40 ,, of broken stone (a hard limestone). 

The above proportions diminished one-fifth in volume 
after manipulifuon : the mortar was made first, and the 
stones and gravel then added. When Italian pozzolana is 
used, the proportions, for the same description of work, 
become (measured in bulk, as before) — 
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S3 parts of energetic hydraulic lime, measured before 
c slaking. 

45 „ of pozzolana. 

22 'of sand. 

' 00 ,‘ of broken stone and gravel. 

f. 

The first, of these concretes should be employed im¬ 
mediately it is made: the second requires to be exposed 
about twelve hours before it is put in place. 

In positions where sufficient time can be allowed for 
a concrete or beton to set fif made simply of lime, sand, 
and gravel), the expense of the pozzolana should be avoided. 
A very excellent concrete for either sea or river works is 
made by a mixture of mortar made of three parts of fine 
sand to one of hydraulic lime unslaked, with equal quantities 
of gravel or broken stone : the proportions of the last may 
often be augmented to 1| to 1 of the mortar without in¬ 
convenience. No water should be mixed with the mortar 
and gravel during their manipulation; the mortar itself, 
if possible, should be prepared in a pug-mill, and mixed with 
the gravel by being frequently turned over on a platform. 
Every precaution should be taken to prevent the different 
ingredients from being mingled with clay or other foreign 
matter. 

The concrete thus made should be spread in layers from 
10 inches to 1 foot in thicknfcs&, and well rammed, until the 
mortar begins to flush up at the top. A course once com¬ 
menced should never be allowed to be interrupted until 
completed throughout the whole of its length. When the 
work is executed in water, other precautions require to be 
taken, not only for the purpose of compressing the concrete, 
but also to prevent the lime from bein^ washed away. 
These must, of course, vary with the circumstances of each 
particular case (see p. 146) ; hut we must always remember 
that works of this kind, executed under water, are far inferior 
to those executed in the open air. 
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Tlie proportions employed in PorAand cement concrete 
depend partly'upon the class of work to he executed, and 
partly aipon the quality of the cement useiPand tho nature 
of the sand and aggregates. For foundations, and most 
other purposes, the proportions may be as follow*:— 

Cement .. .. 1 part by volume. 

Sand .. .. 2 parts by volume. 

Aggregate .. .. from 4 to 6 pa^ts by volume. 

Much poorer concrete is sometimes used wiere it*is only 

required to add weight, and strength is of no great import¬ 
ance ; on the other hand, for certain purposes the concrete 
should be somewhat better. Thus, for a watertight reservoir 
wall the proportions may be—• 

Cement .. .. 1 part by volume. 

Sand .. .. from 1J to 2 parts by volume. 

, Aggregate .. .. „ 21 to 4 

<J * 

In this case Portland cement could be advantageously 
replaced by Super cement (see p. 05). 

The'amount of water used depends upon the nature of 
the materials employed, the consistency desired, and tho 
temperature at tho time of mixing. For ordinary work, 
tho amount of water used is gt^ierally between 20 and .10 
per cent., but much drier mixtures arc used when the 
concrete is required to set rapidly, and, on the other hand, 
very wet mixtures are sometimes employed. When the 
mixture is of a creamy consistency and the particles of 
aggregate are very small, it is known as grnul. The water 
used should be clean, and not too hard ; whenever possible 
clean rain-water should be employed. Where the concrete 
is required to possess the maximum resistance, care should 
be taken that only just sufficient water is used to form a 
plastic mass, but the concrete should be kept as wet as 
possible whilst hardening. 
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In order to prepare the concrete the materials must b( 
mixed in the dry state before adding the water; the sane 
and cement should be well mixed before adding the 
aggregate, and the whole is then turned over three or foui 
times, after which the water is added and the mixing 
continued The operation must be carried out rapidly 
after adding the water, as the mixing must be completed 
before the cement has begun to set. Small amounts o: 
concrete arc commonly mixed by hand, but larger quantities 
are usually mixed by means of mechanical mixers. 

Whenever possible, concrete should not be allowed tc 
set under water. Where this cannot be avoided specia 
precautions must lie taken to prevent the cement from 
floating away. This may be done to some extent by means 
of a canvas, wooden or iron tube, or “ trcrnic,” the upper 
end of which projects out of the water, whilst the lower end 
almost rests on the surface of the submerged ground. 
Another method is to use a skip or discharging box, which 
is filled with concrete, lowered through the water, and 
when it reaches the bottom, opened and the contents 
discharged. In some cases, especially when it has to be 
protected from running water, the concrete is filled into 
sacks, the mouths of the latter are sewu up, and the bags 
are placed in position under the water. 

During comparatively fecent years a method of using 
concrete in combination with metal (usually steel) has been 
greatly developed. The combination is known as reinforced 
concrete, ferro-concrcte or armoured concrete. 

The tensile strength of steel is about 300 times as great 
as that of concrete and the resistance to compression is 
about 30 times as great, so that a steel structure will be 
much stronger than a concrete one of the same dimensions. 
As steel is about 50 times as expensive as concrete (by 
volume), the cost of such a structure would be prohibitive, 
but a combination of the two can be so arranged that it 
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will bo cheaper than either of the materials alone, consider¬ 
ing the tensicmal and congressional stresses to be resisted. 
Not oply this, but the concri te is an efficient protection to 
the steel against corrosion, and expansion or contraction 
due to large temperature changes. At ordinary ternyerat ur<* 
the co-efficients of expansion of concrete and*steel are 
almost identical, so that there is no risk .of disruption 
through the unequal expansions of the concrete and tho 
enclosed metal. • 

The cement employed in ferro-eoncrete quist bg of the 
best quality, and the aggregate and sand must be carefully 
selected. The aggregate should be. of a hard and unde- 
composable nature; slags, coke, cinders, or any materials 
containing oxidizable sulphur compounds must never bo 
used. Tho sand must be clean and sharp, and free from 
clayey matter. The itcel employed is usually a mild steel, 
and must be free from scabs, flaws, and rust. Tho metal 
may bo in the form of rods or bars, perforated iron plates 
(expanded metal), wire netting and so forth. The various 
“ systems ” of reinforced concrete differ in the shape and 
arrangements of the metal used, and in the methods of 
attachment. The most usual arrangement is the insertion 
of rods in those places where the tensile resistance of t he 
concrete most requires to be supplemented. The liars are 
often bent at the ends in order to increase the resistance t o 
shearing forces, or small bars, loops, or other “shearing 
members ** may bo attached to them for the same purpose. 

Iteinforced concrete is used in the construction of houses, 
sheds, bridges, boats, etc., and for paving and budding 
blocks, railway sleepers, telegraph poles, gate pos^s, tiles, 
drain pipes and q^any other purposes. 
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The inodes of “rendering” tlie insides of dwellings vary 
in different countries with the materials most commonly 
found. Wherever calcium sulphate occurs in large 
quantities, it is the material exclusively employed; when 
this becomes too dear, a combination of lime with sundry 
other materials is substituted for it; or cement, either 
natural or artilicial, is used. 

In England, where plaster is both had and expensive, 
its use is confined to the more costly descriptions of 
decoration. In France, however, it. is largely used for the 
construction of walls, both internal and external, as well 
as for rendering them afterwards. The plaster is eminently 
useful in such positions if proper precautions are taken to 
cover the surfaces exposed to the weather, and if they are 
painted as soon as dry. But it is utterly incapable of 
resisting the action of water. 

The coarser kinds of plaster arc used for the ordinary 
works, such as the rendering of walls and partitions; the 
finer qualities are reserved for the ceilings, cornices, and 
other decorative works. A difference is to be observed in 
the quantity of water to be mixed, according to the position 
and nature of the work to be executed. Thus, for walls, 
the plaster must be gauged stiff for the first coats, and 
more fluid for 1 the second coat. For cornices worked out 
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in the solid, the core is made of •stiffly gauged plaster, 
which is floated with finer material, and lastly finished of! 
with plaster.about the consistence of cream, laid^n by hand. 
Practice only can ascertain the precise degree of.stiffness 
to be given, especially as every burning yields ^ different 
quality. 

When walls are to be rendered in plastpr, tfiey require 
to be first jointed, and then wetted with a broom. The 
surface is then covered with a coat of tiiiuly gauged stuff 
laid on with a broom, or at Ibast worked with the trowel 
in such a manner as to leave sufficient hold (or the next 
coat. This is gauged stiff, and is laid on with the trowel; 
it is floated with a rule, but the face is finished with a hand 
trowel. Owing to this, and to the fact that the plaster 
sets too rapidly to allow of great pains being taken with 
the floating, the surfaces are never so even, nor are the 
angles so square and true, as with the common system 
adopted in England. But this mathematical nicety is 
not really of importance in ordinary wbrks, whilst the 
rapidity with which the plaster dries constitutes a real and 
very important recommendation in its favour. 

The partitions in Paris are generally made solid, so 
as to prevent sound from passing through them. They 
are executed with quarters of oak or of fir, according to 
the nature of the building. * Upon the quarters, laths are 
nailed every 4 inches apart, and the interior is filled in 
with plaster rubble. This is made even and flush with 
the laths, and the whole is then rendered like an ordinary 
wall. 

The ceilings are sometimes executed with close laths, 
but the usual plan is to nail them about 3 to inches 
from centre to centre. A sort of fiat centering is put under 
them, and what are called “ augets ” are then formed 
between in plaster, which finish about flush with the under 
side of the laths, and return up the joists to nearly their 
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total height, forming'a sort of channel, which the work¬ 
men often finish by drawing a bottle along the sides. The 
minimum thickness in this case should be about 1, inch ; 
the ceiling itself is added underneath ; the floors are either 
Of wood,, or of tiles upon a bed of plaster formed above the 
joists. The better description of such floors and ceilings 
are often made, however, with laths spaced 4 inches from 
centre to centre; the space between ceiling and floor is 
then filled up with light plaster rubble, and the upper and 
under ipirfaces are rendered to receive the ceiling and the 
tiles. Ceilings executed in either of these two last-named 
manners cost II time those executed either with laths or 
flat “ augcts.” 

In countries like our own, and in Belgium and the 
French Flanders, where the price of plaster is very high, 
it is replaced by the use of a mixture of lime and sand, to 
which cows’ or calves’ hair is added. This mixture is then 
applied upon close lathing for ceilings and partitions, and 
in the usual manner upon walls. 

The lime generally used for this purpose is the chalk 
lime, which is slaked with a great deal of water, and tun 
from an upper basin in the state of a cream into a lower 
one, where the excess of water is allowed to evaporate. 
A grating should be placed at the entry of the passage 
between the two basins to keep back the core, or any un¬ 
slaked particles the upper one might contain. The lime 
run in this manner is made into a mortar with a very fine 
sand, and the hair is then added. For the first coats course 
hair will be most desirable; for the finishing coats it 
should h e finer. 

In well-finished works two coats are given, which are 
distinguished by the names of the “rendering” and the 
“ floating.” A third coat is then added called the setting 
coat, which is made of the pure lime as it is run from the 
basin. Ceilings are afterwards covered with a very light 
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coat of plaster, gauged thin, aud lSid on witli a trowel. 
Such plastering is very cheap; and if proper attention be 
paid to its execution so as to avoid blister:* fruity the use of 
unslaked lime; to fill the cracks which frequently take 
place in the thicker coats, from the unequal contraction 
of the lime in setting; and to allow a proper interval for 
the whole plastering to drv before the painting, or sub¬ 
sequent decoration to be added, is applied, the lime and 
hair may be safely admitted as a substitute for the natural 
plaster. The greater rapidity Vith which the latter dries, 
the much superior manner in which it. takes colour, and 
the degree of hardness it attains, will, however, secure 
it the preference, unless very weighty consideiations of 
economy opposes its employment. 

The various “ hard finish. ” plasters (see p. Hit) are 
also used, and, especially for outside work, cement mortar. 

The kind of rendering that is so much used in India 
under the name of chunam, appears to merit a passing 
notice on the present occasion. There arc'some principles 
brought into play in tile setting of this form of lime that 
are. indirectly connected with the action of the oleaginous 
cements, so that it may be as well to dwell upon them. 

There are several kinds of this chunam, according to 
the locality where it is employed, and to the uses to which 
it is proposed to be applied. * hi the interior of the country 
it is said to be prepared most usually from kunkar nodules 
(see p. 21). These nodules consist mainly of calcium 
carbonate mixed with a little clay m impalpable powder. 
This, when burned, is mixed with coarse or fine siliceous 
sand, and tempered thoroughly with water, to which most 
generally (but not always) a coarse syrup or molasses 
from the native sugar is added in small quantity. The 
only real use of the molasses appears to be to retard the 
too rapid drying of the fresh laid chunam in the torrid 
climate of India. On the sea-coast shells are burned. 
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and mixed with sand,'which is treated in the same manner. 
The practice is to boil with the syrup, called locally jaggree, 
some description of fruits, but these do not appear to have 
much influence on the setting of the lime ; and immediately 
upon application, is added a portion of short tow, if it be 
desired to employ the chunam as a stucco. The kind that 
is habitually used as a material for rendering walls is ob¬ 
tained by the calcination of the purest limestone, or shells. 
That is beaten p-p with jaggree, mixed with water; and 
this kind of chunam becomes very hard, so as to bear, in 
fact, a polish. In the patient hands of the Hindoo labourers 
the use of this material, no doubt, produces excellent 
results ; but as the whole process of manufacture employed 
in the preparation of chunam is, in fact, founded upon the 
retardation of the setting and the careful manipulation 
of the material in place, there can be little reason to regard 
this application as anything more than a local one, that 
is to be accounted for by the want of limestone in mass 
over great area's, and by the low price of labour, in India 



CHAPTER XV 

STUCCOS 

• 

Stucco is the name given to a specially hard plaster which 
can be polished, and is usually coloured fo as to imitate 
various kinds of marble. There are three kinds of stuccos, 
those made from lime, those made from plaster, and those 
made from cement; of these, the lime and plaster stuccos 
are the most important. (Stucco is generally made of lime 
mixed with powdered chalk, plaster, and other materials, 
in such a manner as to obtain in a short time a solid 
surface, which may be coloured, painted, and polished. 
It is employed in architecture to cover columns, pilasters, 
walls.and plinths; to form mouldings, bas-reliefs, and 
other analogous objects of decoration. 

Stucco is also sometimes used to protect exterior sur¬ 
faces exposed to the air or to humidity; but in this case 
such materials only should Refused as are capable of resist¬ 
ing the action of water. As the materials for making 
stuccos do not exist everywhere in the same manner, their 
composition must differ in every locality. The principal 
object is to obtain a material which is capable of acquiring 
a great degree of hardness, and which is able to receive a 
polish. To obtain these results, one of the most important 
conditions is, that the different ingredients be reduced to 
the greatest possible degree of fineness, and that they possess 
the power of rapidly solidifying. 

The Italians usually execute their stuccos in three coats; 
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the first is a very coa'rse one, and forms merely what we 
would Call the “ rendering.” The materials of the second are 
much finer,- and.they contain a larger proportion of,lime; 
the surface being thus brought up to a very even, close 
{train. Ifhe last coat of stucco is made of rich lime which 
has been slaked, and run through a very fine sieve, and is 
usually allowed to stand from four to five months before 
being used, in order that every particle of it may be reduced 
to a hydrate, lfcthe lime cannot be kept for so great a 
length of time, the slaking iilay be perfected by beating it 
up very frequently. When great perfection is required, it 
is usual to mingle pounded white Carrara marble, or even 
gypsum or alabaster ; but the latter arc only used in situa¬ 
tions which arc entirely protected from the action of the 
atmosphere. The powdered marble and the lime in the 
form of a very damp paste are mixed, in equal quantities, 
until the whole is perfectly homogeneous. Vitruvius even 
recommends that the trituration with a trowel be continued, 
so long as any portion of the mixture adheres to the iron, 
before it be applied. This preparation is then laid very 
carefully upon the even surface of the second coat of plaster, 
and well worked with the trowel until the face becomes 
perfectly polished. It forms a very good imitation of marble 
of a uniform colour. 

The different colours are' obtained by mixing with the 
lime such metallic oxides as the case may require ; thus, to 
obtain blues, two measures of marble powder, one of lime, 
and a half measure of the oxide, or the carbonate of copper, 
are mixed together. 

To obtain greens, a quantity of green enamel is 
used witfi a larger proportion of marble powder, and the 
mixture is w'orked up with lime water. Pearl greys are 
made by mingling ashes with the marble. Browns, by 
mingling ashes and cement in proportions varying with the 
tones desived to be obtained. Blacks are made by using 
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forge ashes containing numerous particles of iron. (?al- * 
cined ochres tire used to make the reds, as is also minium, 
or th$ red oxide of lead ; the yellow oxide#d le.^ 1 , massicot 
or litharge, serves to give that colour. The mi\t 41 es thus 
obtained are subsequently laid on in patches; and tVs 
excellence of the woik consists in the taste, \jith which 
they are employed to imitate the effects of the natural 
marbles, so as to give either the blending or the distinct 
opposition of colours to be met with the§em. 

When plaster is used mstiftd of lime, lt^is gauged with 
lukewarm water in which size, fish glue, or gum aiabie has 
been dissolved, in order to till up the pores, to give it more 
consistence, and to render it sus< ept ible of reeei\ mg a better 
polish. This kind of stucco is the one more especially 
employed when it is required to produce details of great 
delicacy and perfection. I f it- be required to produce divers 
tints with this material, the colours should be dissolved in 
the size water before it is used for gauging t he plast er. 

The polishing should never he commenced until t lie whole 
of the stucco is perfectly dry. To hasten the desiccation a 
linen#may be applied frequently to the face to ahsoib tin* 
moisture which may have worked t hrough ; but no friction 
should be allowed until the whole is perfectly dry. The 
surface is then rubbed with a very fine-grained grit stone, 
washing and cleaning it with h sponge in the same maimer 
as a real marble ; it is then rubbed with a linen containing 
moistened tripoli powder and chalk; and the whole is 
finished by a rubber of felt imbibed with oil and very line 
tripoli powder, which is quite at the end changed for a 
rubber containing nothing but oil. The thickness of the 
coat of 8 tucco # varies from between l to s of an inch, for 
internal works. 

Scaghola is made by a process of a similar nature to the 
one thus executed, with perhaps some slight differences in 
the manner of settiug up and drying the coat of plastering 
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which forms its base. *• There are a greater number of small 
pieces,..splinters, “ scagliole ” of marble in the best descrip¬ 
tions of tfyis work, and it is from them that the process 
derived its name. 

t MM. Darcet and Thenard applied to the interior of the 
dome of the Pantheon in Paris an encaustic, for the purpose 
of rendering the stone fit to Teceive the paintings executed 
by M. Gros, wfiich answered remarkably well for the plaster 
under similar circumstances. The surfaces to be covered 
were firstly dried by large braziers for the purpose of driving 
out thd moisture in the stone, and removing all the air 
contained in the parts exposed to the heat, so that the stone 
might he rendered more absorbent, and that the encaustic 
might penetrate further into it. A mixture of 1 part of 
yellow wax, and 3 parts of oil, in which yj of the whole 
weight of litharge had been mixed before melting, was then 
applied at a temperature of 100° C. It was laid on with a 
brush, in frequent coats, until in fact the stone was so 
thoroughly impregnated with it that it could absorb no 
more. 

Should the above mixture be too expensive, another, 
consisting of 1 part of oil, containing yy of its weight of 
litharge, and of 2 or 3 parts of rosin, may be substituted. 
This mixture should be allowed to cool, and be remelted 
before it is applied ; tbe walls being previously well dried, 
and the encaustic laid on in five or six coats. Plastering 
which has been thus treated becomes sufficiently hard to 
resist the nail in a very short time; and it is effectually 
protected against any changes of the atmosphere. The 
action of these oleaginous substances is merely to fill the 
pores of ‘die plaster, and thus to prevent the action of the 
moisture. They do not appear to enter into any chemical 
combination. 

In India the material known as chunam is some¬ 
times used as a stucco (see p. 101). Some kinds of chunam 
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are quite suitable for this purpose, as*they become hard altd * 
capable of being polished. 

Ce/nent stuccos are employed to form,the {pundations 
on which the more elegant preparations are applieij, when¬ 
ever any danger is to be feared from humidity, but their 
colour prevents their extended use for internal decorative 
purposes. The white Portland cement* mentioned on 
p. 94, is, however, free from this objection, and produces an 
excellent ornamental stucco. Cement plaster is also called 
“cement stucco” when used'for coating the surfaces of 
walls, pillars, etc. 

For temporary buildings of an ornamental charactef, 
such aB those required for exhibitions, etc., it is usual to 
employ a plaster which is toughened and bound together 
by means of tow, or sometimes by asbestos, slag wool, or 
coke breeze. This material is known as stuff or fibrous 
plaster. It is fixed upon a backing of very coarse, open 
canvas called “ scrim.” The moulds are usually made of 
gelatin on a plaster core. 
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I r is often of great importance that cement structures should 
bfe waterproof. This result can usually be obtained in new 
structures by employing a snllicieut thickness of well-mixed 
concrete in which the aggregate is carefully graded and the 
voids completely filled with mortar prepared with cement 
and well-graded fine sand. It is a common practice, how¬ 
ever, to employ some special means of rendering the cement 
waterproof, and this is always necessary when a structure 
already in existence has to be dealt with. 

The desired effect may be obtained by coating the surface 
with some impermeable substance, such as asphalt, tar, or 
paint; by applying washes to the surface, by which means 
the pores of the cement become filled with an insoluble 
precipitate ; and by mixing the waterproofing materials in 
with the mortar. 

The use of asphalt is dealt with in Chap. XVI. 
Coal tar, applied hot, makes an efficient waterproof 
coating where the appearance is not of great importance. 
Special casein paints followed by treatment with formalde¬ 
hyde are much used, and also coatings in which Portland 

cement forms the base. Paraffin wax is sometimes em- 

< 

ployed for this purpose, the wax either being applied hot 
by means of a brush, or in solution in light petroleum. 
There are many processes which depend upon the formation 
of insoluble 1 precipitates by means of washings applied to 
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the surface. One of the oldest of th«BC is Sylvester’s prochs, • 
in which altwnate washes of soap and alum solution are 
employed. Solutions of sodium silicate {water glass), of 
sodium oxalate, and of various zinc salts are also iistd with 
more or less success. ’ , 

Waterproofing by mixing the materials in’with Iho 
cement may be carried out by adding soft sfiap, pfltash, alum 
or other substances to the latter, in which case the. insoluble 
precipitates are produced right through t{ie mass. Moyer 1 
has, shown that a waterproof material is obtained when 
mineral oil is mixed with the cement. mortar,1>ut that animal 
or vegetable oils are not suitable for this purpose, as they 
are liable to decompose, with tile production of free fatly 
acids. 

A great many compounds of very different degrees of 
efficiency have been introduced for the purpose of water¬ 
proofing cement mortar and concrete. 2 These compounds 
aro usually sold under fancy names, such as “ Oercsit,” 
“Driwall,” “ Impervite,” “ Densin,” “ (Ymontkote,” and 
so forth; they mostly consist of soaps, oils, fats, solutions 
of various salts, etc., and are essentially the same materials 
as those described above. So far as the author is aware 
all the compounds hitherto introduced fail when exposed 
to water under a high pressure, and many of them fail even 
when the water is under a very low pressure ; most of them 
also have a more or less harmful eilert upon the cement, 
the reduction in strength often being very considerable. 
A large number of these compounds consist essentially of 
calcium carbonate, alum, calcium soap, and, sometimes, 
oil, fat, or wax. The compounds of this class are sold either 
in the form of a powder, which is to be mixed wifti the dry 
cement before adding the water, or in the form of a paste, 
which is mixed with the water before gauging the, cement. 

1 A. Moyer, Concrete and Conutr. Eng., 1910, 5, lGO. 

* VV. L. Gadd, tbtd., 1908, 3, 154. 
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One of the beat compohnds of this type that has come under 
the author’s notice is known as “Medusa.'’ This com¬ 
pound is a .white, extremely water-repellant powder; .when 
mixed w.ith proper care it proves satisfactory for the purpose 
for which it is intended. Compounds of another class 
consist of mineral oils. Another class consists of solutions 
of sodium silicate, or of silicofluorides of sodium or other 
metals. The silicofluorides of zinc, magnesium, and alu¬ 
minium are sold iwder the name of “ fluates.” A somewhat 
similar class consists of varibus solutions of acids and salts, 
one of tiese is a solution of oxalic acid, and another consists 
of a mixture of alum and zinc sulphate in insufficient water 
for complete solution. All these solutions are brushed into 
the surface of the concrete or mortar, where they fill the 
pores with insoluble compounds. They are also used for 
the protection of stone, plaster, and brickwork. Solutions 
of paraffin wax in light petroleum, and solutions containing 
bituminous substances are also sold under various names. 
A waterproofinjfcompound of a different type is sold under 
the name of “ Ironite.” This consists essentially of a 
mixture of rather finely powdered iron and a soluble salt 
which in the presence of water brings about the rapid rusting 
of the iron. The material is made into a paste with water, 
and by means of a stiff brush is well rubbed into the surface 
to be waterproofed, two or three coats being usually neces¬ 
sary. The author has found this compound to be efficient 
when properly applied. The hardened paste possesses a 
considerable degree of strength, so that broken briquettes 
which have been joined together with this material fre¬ 
quently show a tensile strength of over 400 lbs. per square 
inch. A special variety of “ Ironite ” is ajso sold for use 
in making hard floors. It consists entirely of iron powder, 
which is rather more coarse than that of the ordinary 
variety, and it is mixed with the cement before adding the 
water. * 
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Notwithstanding the certain amount o{ success which* 
some of these waterproofing compounds have mot with, 
it is obvious that the use of either wa^er rqpcllants or 
pore-fillers is undesirable, because they have a jSoro or 
less harmful effect upou the cement. Water-rep’ellante 
also decrease the strength of the cement because they 
hinder its proper hydration. The problem of*rendering 
cement waterproof should, therefore, be attacked in 
another manner. The hydration of Pqjtland cement is 
never complete, at any rate iai ordinary practice, and, if 
the amount of hydration can be increase? sufficiently, a 
denser and more waterproof mortar will be obtained. 
This appears to be the case with the recently introduced 
“ Super cement ” (see p. 95), which not only produces 
a mortar or concrete which, without any further treatment, 
is really waterproof even under very high pressures, but 
is also able to withstand petrol, etc. The mortar or con¬ 
crete made with this cement is much stronger than that 
obtained with ordinary Portland cement, *and, when the 
material becomes more widely known, it will probably 
not only be used universally wherever waterproof cement 
work is required, but also in ordinary work where a cement 
of high quality is desired, especially in reinforced concrete. 


M 
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BITUMINOUS ANT) OUS AO INDUS CEMENTS 

The biruminQ'is cements are used chiefly for the purpose 
of street paving, but they are also employed for covering 
the extrados of arches, in order to prevent the percolation 
of water, for making watertight roofs, and for other con¬ 
structional work. For covering arches, these cements are, 
moreover, very much to be recommended. In all new 
masonry, with whatever care executed, there are always 
movements which fissure the coatings executed in limes, 
natural or Portland cements. These again are subject to 
unequal shrinkage and contractions, which produce 
crevices; and from these united causes it is very rare to 
lind that such coatings are impermeable. The bituminous 
cements are more clastic; it often happens in their case 
that small crevices solder themselves, so to speak; and 
if any serious repairs are required to be done, it is much 
easier to execute them tfian it is when the works are 
executed with limes. 

The best bituminous cements are obtained from tho 
natural asphalt, which is met with in largo quantities on 
the shores of the Dead Sea ; in Albania ; in Trinidad ; 
at Lobfann and Bekelbronn, in the department of the 
“ Bas Rkin ” ; in the department of th? Puv de Dome; 
near Seyssel, in the department of the “ Ain ”; at. 
Gaugeac, in that of the Landes. There are hills of bitumen 
over a hundred feet in height in the Caucasus, and part of 
the Islahd of Cheleken, in the Caspian Sea, is composed o£ 
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thi3 material. Large deposits also* occur in Canada, The. 
United Stateg, Cuba, Bermudas, and Venezuela. , 

There are two sorts used in commerce, the pure and 
the impure. The first does not contain extraneous? matter 
in any great degree; the second contains a variable pro¬ 
portion of calcium carbonate, and is, therefore, better 
adapted to such works as are exposed to The effects of the 
sun. Tito purer asphalt melts in such positions, but it 
is better adapted for subterranean \vor|s. 

Tho terms asphalt and bitumen are used rather indis¬ 
criminately, thus incurring more or less tonfusifm. Tho 
term asphalt should he confined to that portion of tho 
material which is of solid or nearly solid consistency at 
ordinary temperatures, and which is soluble in carbon 
disulphide; it consists mainly of tho two hydrocarbons 
pctrolr.nr! and asphal'e.y, which may he separated by means 
of various solvents. The term bitumen should include nob 
only the asphalt, but, also the other liquid and solid hydro¬ 
carbons present in the crude material. >'or convenience, 
however, it, is sometimes necessary to apply tho term 
asphalt to the whole bituminous material, as when wo 
speak of Trinidad or Bermudas asphalt. 

The best bitumen is free from water. Its specific 
gravity is 1 00 to ITS at the ordinary temperature; it is 
solid, but highly ductile, for it draws easily into threads ; 
its fracture is black, slightly brilliant. Put into warm 
water, it should float upon the surface, and in that operation 
it should not deposit any sand. It dissolves completely 
in oil o£ petroleum and turpentine; and the solution, 
which should be of a bistre or dark-brown colour, after 
being filtered, should not he found to have Contained 
more ^than 7 ^>er cent, of earthy matters. It is also 
soluble in naphtha and benzene, but not in alcohol or 
water. In commerce, much fraud takes place by adul¬ 
teration with coal tar and pitch ; but these .materials, 
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though very valuable'by themselves, destroy the superior 
qualities of the mineral asphalts. It is also highly impor¬ 
tant to secure the purity of the asphalt from sulphur, or 
the sulphates of iron. Even so small a proportion as 05 
per cent, would materially diminish its value. 

Asphalt maslic, used'for paving, or as a damp course, is 
prepared by crushing and grinding bituminous limestone 
to a state of powder. This is mixed in a cauldron with a 
quantity of minejal pitch or bitumen, in proportions which 
vary according to the richness of the original stone. Blocks 
of asphalt mastic contain, as a rule, about 15 per cent, of 
bituminous mineral pitch. 

When the asphalt is to be used, the solid bituminous 
block is broken into small pieces which are thrown into a 
quantity of mineral pitch, in a state of ebullition; for if 
it, were put into the caldron alone, it would calcine without 
melting. The mixture is applied by means of large spatulas, 
or trowels. 

The thickntss advisable to use for coating arches is 
| of an inch, in two layers, and the same thickness should 
be employed for vertical walls built against earth,, The 
quantity thus used to cover a yard square is about 
70 lbs. 

For street paving, it is absolutely necessary to employ 
a bed of cement concrete Under the asphalt. The upper 
surface of this concrete bed is rendered smooth, and must 
be perfectly dry before the asphalt is applied. The 
thickness of the asphalt paving should not be less than 
f of an inch. 

Coal tar, coal tar pitch apd vegetable pitch are not 
so desirable as the natural bitumens for building purposes, 
but they may in many cases become very valuahje sub¬ 
stitutes for them. They are not so supple, the stone 
powder to be mingled with them requires to be prepared 
with gre&t care; and it would appear that they are not 
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so durable as the natural productions of a corresponding' 
class. But «hey make very good coatings for vtfiilts, or 
for walls exposed to the dampness of the oerth } aqji many 
situations occur in which their use must be mone,econo- 
mical than that of the materials they are to replace. * 

The mode of using them is to mix poijdered,calcareous 
stone, in variable proportions, with the pitcb.or tar in a state 
of ebullition. Care must be taken that the stone be 
thoroughly dry; for if it were wet, itewould render (be 
cement porous, from the efidbt of the vjjpour Vying to 
escape. The burning, or degree of heat, must also be so 
regulated that the stone be not, converted into quicklime, 
which takes place with comparative facility owing to its 
highly comminuted state. The proportions of powder 
are from 6 to 7 of the pitch in volume, but these requue 
to be ascertained by direct, experiment in each case. All 
the other details of the use ol these cements are pie- 
cisely the same as in the case of the natural asphalts, 
excepting that it is advisable to use them in greater thick¬ 
nesses. 

The cements used for mosaic works are sometimes of 
the bituminous character. As applied on the continent, 
they are of three sorts. The first, which serves to set 
the large tesserae in forming iioors, is composed of pitch 
mixed with a black earth ; the second, which serves to 
set stones of moderate dimensions, is made of the cal¬ 
careous stone of Tivoli, and of oil; it is properly an oleagi¬ 
nous cement; the third, which is used for the more delicate 
mosaics of pieces of glass, is made of lime, pounded bricks, 
gum andragan, and the white of eggs. Thg French 
plumbers unit^the glazed pottery tubes they employ for 
the distribution of water, with a hot cement made of resin, 
wax, and lime ; or with a cold cement composed of quick¬ 
lime, cheese, milk, and the white of eggs. The list of 
these mixtures is, as we observed before, intfrminable^ 
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but their use is not of sufficient importance to require a 
detailed? notice. ' 

The .oleaginous cements were formerly very much used 
in Lon/len under the name of mastic, for the purpose of 
tffe ornamental decorations of the Quadrant, and of King 
William Sheet in the City. 'They produce a very fine, 
close-grained, oven surface, anil if painted in the beginning, 
and repainted every throe or four years, they retain their 
beauty for a verj long period. Their use has, however, 
become obsolete, partly owing to the expense, and the 
difficulty of manipulation, hut chiefly owing to the ex¬ 
tended employment of the natural and artificial hydraulic 
cements, especially Portland cement. 

Two of the best of these mastics were Hamlin's mastic, 
in England, and the mastic de Dhl, in France. Their com¬ 
position was kept secret, but many more or less successful 
substitutes have been introduced, some of which are 
described below. 

A litharge mastic which was introduced by Thenard 
is made by mixing 93 parts of pulverized burnt clay with 
7 parts of litharge ground to a very fine powder. • It is 
mixed up for use with a sufficient quantity of very pure 
linseed oil, to reduce it to the consistence of plaster in a 
similar state, and is applied like plaster, after the surface 
lias been previously wetted with a sponge filled with oil. 

At La Rochelle, the officers of the engineers used, in 
182(1, a mastic which very closely resembled the mastic 
de, Dhil. It was composed of— 

14 parts by volume of siliceous sand. 

14 pqvts of pulverized calcareous stone, 
i by weight of litharge (of the united weights of the 
sand and stone). 

1 of the total weight of linseed oil. 

These powders were previously well dried in an oven ; the 
psastic thus produced was mixed with oil in the usual 
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manner, and the surfaces upon whiBh it was applied w?re 
previously soaked with oil. ■ 

In, Paris, the military engineers have .sometimes used 
a mastic of a nearly similar composition, which js made 
of 6 parts in weight of natural or artificial JiyAraul> 
cement, 1 of white lead, 1 of litharge, 3 of linseed oil, and 
J of a richer oil, perhaps an animal oil. It Jias been found 
that in some positions the white lead might be advantage¬ 
ously replaced by a similar quantity of ;*ozzolana. 

Vauban recommended a kftid of mastic which t appears 
to have answered very well for the lining of cisterns and 
such works. He took 5 or (i parts in volume of rich lime, 
which had been mixed in linseed oil, and to these lie added 
2 parts of good cement, passed through a very tine sieve. 
The mixture was beaten up for about half a day; it was 
laid aside for a night, and beaten up again during half 
an hour on the next, day. It was then laid on the work 
to be covered in coats of from J to J of an inch at a time, 
the joints being first well raked out, and ‘cleaned. After 
three or four days, a second, and subsequently a third and 
a fourth coat were added, the lower one being well scored 
to form a key to the last one to be applied. This is the 
simplest, and experience has shown it to be one of the best 
methods of making mastic ; but we may repeat that such 
compositions are but elaborate modes of supplying the 
places of materials which exist already in a more convenient 
form. 



CHAPTER XVIII 

TIIE “ 3ALTPJ?,’RE1NG ” OP LIMES, CEMENTS, AND 
o PLASTERS 

It often happens in damp situations that walls in new 
works are covered with a white substance of a fleecy 
appearance, and of a slightly acid flavour, which works its 
way through any ordinary coat of paint; and, as it absorbs 
the humidity of the atmosphere in efflorescing, it renders 
the walls damp on the surface, and carries off the paint in 
large patches. This process is called “ sallpetreing ” by 
workmen, but saltpetre or potassium nitrate is far from 
being the only substance found in the efflorescence; 
sodium nitrate', the chlorides and sulphates of the .alkali 
and alkaline earth metals, and other soluble salts are also 
present. 

It has been suggested that the presence of the nitrogen 
is entirely due to the decomposition of the animal matters 
contained in the building materials. M. Longehamp pro¬ 
posed another theory by which he sought the explanation 
of the phenomenon of the production of the nitrogen, by 
supposing that the carbonates of lime and of magnesia, 
taken iu a proper degree of comminution, and properly 
wetted, could absorb air, condense it, and, ;n the course of 
time, transform it into nitric acid; or rather bring it to that 
state, after condensation, which would cause it to enter 
into combination with the lime and magnesia, giving rise 
to the fcA'ination of calcium and magnesium nitrates, 
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and so much the more readily emfble it to combine with 
the potassium, especially if it were present in the form of a 
carbonate. 

Under all circumstances, the presence of .powerful 
bases, such as the lime and magnesia, or potasjji, appeifrs 
to he necessary, and they require to be in a ljiglily com¬ 
minuted Btate. Lime in the form of cli^llc, or a highly 
porous limestone, is favourable to the. action of ( lie nitrogen. 
Marbles, and the densest class of limestones, nitrify with 
great difficulty, hardly at al>; and the limes liyule from 
them are said to enjoy a corresponding immunity from 
this inconvenience. The plaster cements, which consist 
essentially of calcium sulphate, also produce this elllores- 
cence. 

Whichever theory we adopt to account for the pre¬ 
sence of the nitrogen, there appear to he certain conditions 
which facilitate the production of the saltpetre, i'nslly 
a degree of humidity, about equal to that of garden earth, 
is very favourable to it. At 62“ l 1 '. the fiitrilication does 
not take place; between 6(t“ and 70° it is the most 
abundant. In Sweden, light is considered rather to retard 
it, and an exposition towards the north is always sought 
for ; hut that does not appear so much to he owing to the 
absence of strong sunshine, as to the evaporating effects 
of the north winds, which hit eagerly desired in the arti¬ 
ficial nitre factories. Light, in fact, appears to he with¬ 
out, influence on its act ion, The most favourable conditions 
for the formation of the nitre, indeed, are united in cellars, 
and other underground constructions; and it was from 
them that the French chemists, during the war, extracted 
the saltpetre ijpcessary for their gunpowder manufactures ; 
especially from the demolition of cellars executed with 
plaster instead of mortar. The richest of these materials 
contain sometimes as much as from 5 to 7 per cent, of 
saltpetre. 



170 THE r ‘ SAI.TPETRF.IXG ” OF LIMES, ETC. 

4'be nitrification tikes place very freely when sea¬ 
water and sea-sand have been used, so much'as to render 
them totally unlit for works requiring any perfection of 
execution The efflorescence upon works executed with 
seli-water js, however, very distinctly and decidedly sodium 
nitrate ; lyid, as it occurs in much greater abundance 
wherever such prater is used, we may safely assume that 
Borne portion at least of the nitre is furnished by it. 

The practical (.bearings of this interesting chemical 
question,,upon tjie professions of the engineer and architect, 
are as follows :— 

Firstly. Sea-water, or sea-sand, should never be used 
in making up mortar, or plaster, which is likely to require 
painting, or any sort of decoration, such as papering, 
stuccoing, etc. The water employed should be clean, 
fresh, soft water, such as rain water ; and the sand, whether 
pit or river-sand, should also be quite clean. For outside 
works, the use of sea-sand which has been well washed in 
fresh water, and exposed for at least six months, may be 
admitted, but it is still likely to cause a nitrification; and 
as the conditions of temperature internally are more favour¬ 
able to that action than externally, it is most likely to 
manifest itself in that direction. There is always a danger 
attending the use of sea-sand; if it can be replaced, it 
should therefore be so, even at an increased expense. 

For such works as sea walls, lock chambers, quay walls, 
etc., it is not of so much importance that the nitrification 
be avoided, provided always that the stones used be of 
such a nature as to resist the destructive tendency of the 
process. Many of the oolites, euch as the Portland stone, 
the Caen, and the Bath stone are not abl$ to resist this 
destructive action. They should, then, neither be used 
in conjunction with mortar made with either sea-sand 
or sea-water; nor Bhould they, in any case, be exposed to 
the latter.' The purer crystalline limestones, and the 
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granites, resist this cause of chemical decomposition much* 
better, and should be employed in such positions* in pre¬ 
ference. It is, however, to be observed that time are, some 

. • 

kinds of oolite, such as the Ranville stone, near Caen, the 
Roach beds of the Portland, which are as littjp affected 
by the sea-water as the stones just mentioned. , 

Secondly. When it is absolutely necessary to use 
such materials as we know to be exposed to the incon¬ 
venience of nitrification, it is advisable to take early 
precautions with the view of preventing t^ie action of the 
atmosphere upon the chemical ingredients. We see that 
in whatever manner the bases absorb the nitrogen, whether 
from the decomposition of the animal matter, or from the 
condensation of the gases, that the absorption could not 
take place unless the atmosphere were in contact with the 
internal structure. If, then, we protect the interior in 
some manner bya coat of paint,or an encaustic, for instance, 
we shall prohablv stop the action of the nitrification. It 
is thus, doubtlessly, that we may account for the fact that 
if Roman cement be painted as soon as it is dry, it does 
not assume the action in question ; but. if it be left for any 
length of time unpainted, it becomes useless to attempt 
to execute such work. The atmosphere has entered the 
pores of the cement; the nitrates will cause any coat of 
paint to fall on. 

Such a precaution can, however, only be successful 
when the body of the work is not of a nature to furnish 
its own nitrogen, if such an expression be allowable; or 
when it is in such positions, and of such dimensions, as 
not to derive it from any other quarter. If, for^instance, 
a wall be built^of bricks made from the alluvial mud of the 
embouchures of rivers, no precautions can prevent the 
saltpetre from forming. Engineers or architects, then, 
who have any decorative works to execute in places where 
such materials only are used, must detach theifl from the 
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'walla. If the wall be fhin and the coat of encaustic pene¬ 
trate very deeply into the plastering, it «nay happen 
that the saltpetroing may take place entirely on the outside; 
but this is a mere chance, that is to say, it is an action we 
cin neither explain nor control; one, therefore, no prudent 
man wouljl calculate upon. In very thick walls we often 
find that the saftpctreing does not take place on both sides, 
only on the weather (or exposed) side. But if the process 
once begin with such thick walla it never leaves off, at 
least within anv reasonable time. 

London workmen have a practice whenever they uso 
Portland stone in elevation, of covering it with a wash 
made of pounded stone-dust and sand, which is rubbed 
off upon cleaning down the work. This very simple pre¬ 
caution serves temporarily to protect the stone against the 
formation of the saltpetre. But it is not effectual to stop 
the process of the saltpetreing, otherwise than temporarily, 
although it diminishes its force afterwards. The process 
is resumed, but'in a weaker degree, as soon as the coating 
is removed. 

These precautions are unfortunately very doubf/ul in 
their results; at any moment we are liable to see 
the materials which contain soda and potash take up the 
action of saltpetreing. Many noble frescos have perished 
in this manner ; many of fine finest buildings have been 
ruined by the decomposition it induces in the stones of 
which they are built. 



CHAPTER XIX 


THE CHEMICAL ANALYSIS OF l.IMES»AND CEMENTS 

The methods of analysis given in tins chapter are sutli- 
cicntly accurate for most ordinary technical purposes, but 
larger text-books should be consulted for the more elaborate 
methods used when more information or specially accurate 
results are required. It is assumed that the reader has 
some experience of chemical analysis, and, therefore, de¬ 
tailed explanations of the methods of carrying out such 
operations as filtering, igniting filters and precipitates, etc., 
are omitted. These explanations would occupy more space 
than can be spared, and the necessary information can be 
obtained from any good text-book on quantitative chemical 
analysis. The methods of analysis described below should 
be practised on samples of known composition until the 
manipulations become quite familiar, and the results 
obtained are concordant ami correct. 

The Analysis of Limes 

The sample must be kept in an airtight vessel. The 
portion to be analysed is crushed and finely ground, as 
rapidly as possible, and then placed in a dry weighing 
bottle. Hydraulic limes are usually submitted to a more 
complete analysis than air limes, indeed the latter are often 
only tested for the amount, of caustic lime present, but 
■when a complete analysis is required it is carried out in the 
same manner as in the case of the hydraulic lime*. 
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, i;i) Loss on Ljnilion .—Carefully weigh out about 0'5 
gramme of the powdered lime into a weighed platinum 
crucible, ignite at bright red heat (not above 800° C.) for 
at leant 1 twenty minutes, cool in the desiccator, and weigh. 
'Jibe ignition should then be repeated and the crucible and 
contents 'again weighed in order to be certain that the 
weight hati becolne constant. 



Loss ill weight X 100 
Weight of sample 


= per cent, loss on ignition. 


The loss on ignition is due to water and carbon dioxide. 

For most purposes it is unnecessary to separate these 
two components, but when this is desired the percentage 
of carbon dioxide can be approximately determined by 
means of the apparatus shown in Fig. 151 This consists 
of a small, wide-necked flask, the mouth of which is closed 
with a rubber stopper through which pass a calcium chloride 
tube and f. piece of straight glass tubing reaching nearly to 
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the bottom o£ the flask. A little*glass wool is placOtl in 
the bulb of ^ho calcium chloride tube, the bulb is t^cn filled 
with dehydrated copper sulphate pumice, aivl^the straight 
part’of the tube is similarly charged with granulaf calcium 
chloride. A second pad of glass wool is then inserted, and 
the tube is closed with a rubber cork through winch passes 
a short length of glass tubing. The outel ends 6i the tubes 
are fitted with short pieces of rubber tfibing which aro 
closed with stoppers made of glass rod^ Within the flask 
is a small test-tube of such a Jength that it stands oblupiely 
in the flask without, touching the stopper* 

In order to carry out the determination, weigh out about 
a gramme of the sample, place in the flask, add sufficient 
water to cover the sample, and charge the test-tube with 
about 10 c.c. of concentrated 1IC1. Weigh the apparatus 
and contents without the glass stoppers. Place the stopper 
ill tho straight glass tube and carefully tilt the flask so 
that the acid is caused to flow slowly on to the sample. 
The carbonate is decomposed with gradual evolution of 
carbon dioxide. When all the acid has been added and the 
effervescence has ceased, waim the flask for a few minutes 
to a’tcmperature not exceeding 75° allow fo cool some¬ 
what, remove the cap from the tube, and slowly aspirate a 
current of air through the apparatus, in order to displace 
all CO>. Place both caps on >he tubes and leave the appara¬ 
tus to cool. When quite; cold, remove the caps and weigh. 


Loss in weight x 100 


= percentage of carbon dioxide. 


Weight of sample 
The results obtained by this means are usually too high. 
A better method, which is suitable for nio’f accurate 
determinations, is that of Fresemus. 1 

The difference between the weight of CO- and that of 
the total loss on ignition gives the amount of water present. 


1 C. >1. Fresemus, Quantitnliie Chttmcal Anah/>u, IttOO, 1, -10. 
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■ \2) Silica aud Insoluble, Mailer .—Weigh out about 

0'5 grarpme of the sample into a 6-inch evaporating dish, 
or carefully ^brush the ignited residue from (1) into the dish. 
Cautiously add about 15 c.c. of distilled water, stir well, in 
Older tb prevent the formation of lumps, and add 25 c.c. 
of concentrated HC1. Carefully heat the dish and its 
contents oh the tfater-bath, or on the cooler part of a hot 
iron plate, until the contents have evaporated to dryness, 
then cover the d^sh with a clock glass and hake for an 
hour on the hottest part of, the hot plate. Remove the 
dish, allow to cbol, add 25 c.c. of concentrated HC1, and 
gently warm, rinse the under side of clock glass with hot 
distilled water, collecting the rinsings in the evaporating 
dish. As some of the silica may pass into solution after 
the first baking it is advisable to again evaporate to dryness 
and bake for an hour as before. Remove the dish, allow to 
cool, then treat with HC1, and gently warm until the residue 
is free from iron, as shown by the colour. Filter through 
a quantitative filter paper, wash thoroughly and collect the 
filtrate and washings in a large beaker for further examina¬ 
tion. Dry the filter and contents in the steam oven, 
ignite in a-weighed crucible, cool in desiccator and weigh. 


(Weight — filter ash) X100 
Weight of sample 


= percentage of silica and in- 
f soluble matter. 


It is not usually necessary to separate the soluble and 
insoluble silica, but when this is required the separation 
may be carried out in the following manner. 

Weigh out another 0'5 gramme of the sample into a 
platinum dish, add water and concentrated HC1, and treat 
as before,,, but, when filtering, take care to retain as much 
as possible of the insoluble matter in the dish and wash 
by decantation. Invert the filter funnel over the dish 
and wash into the dish any insoluble matter which has 
fallen on to the filter. Add a strong solution of sodium 
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carbonate, boil for at least 20 minAtes, filter rapidly, ind 
wash with bpiling water until the washings are fi;ee from 
alkalh Dry the filter and contents, igiyte -ii) a weighed 
crucible, cool in desiccator, and weigh. 

(Weight — filter ash) x 100 , , . j , , * 

-° - ,-- percentage of insoluble 

Weight of sample matt „. • 

The percentage of soluble silica is found 'by subtracting 
this amount fronTThat previously obtained. 

(3) Alumina and Ferric Ogidc. —Heal the filtrate and 
washings from (2) until nearly boiling, Ah on aa’d a few 
drops of bromine water and continue heating, but do not 
boil. Now add ammonium hydrate solution, little by little, 
until there is a slight excess, and boil until the odour of 
ammonia has almost disappeared. Filter, wash thoroughly, 
collecting the filtrate and washings in a large beaker, dry 
filter and contents, ignite, cool and weigh. 

(Weight — filter ash) X 100 , , . , 

'-- - — percentage of alumina and 

Weight of,sample ferric ox|(k 


It is not usually necessary to separate the alumina and 
ferric joxide, but when this is required it is best done by 
estimating the iron in a fresh sample by means of standard 
dichromate solution . 1 

(4) Lime .—Cover the beaker containing the filtrate and 
washings from (3) with a clock glass, heat nearly to boiling, 
add a little dilute NH 4 OH, and boil. Whilst boiling add 
an excess of a boiling solution of ammonium oxalate, allow 
to Itail for a few minutes,- remove beaker to a warm place 
and leave for two or more hours in order to allow the pre¬ 
cipitated calcium oxalate to settle. W'henever ^possible, 
it is best to ailow the beaker and its contents to stand 
over night, in order to ensure the complete precipitation 
of the calcium oxalate. Filter and wash, saving the 
filtrate and washings for the next determination. Dry 
1 C. M. Fresenins, Quantitative Chemical Analysis, 1906 , 1 , 220 . , 
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the* filter and precipifhte, strongly ignite in a weighed 
platinum crucible, cool and weigh as caustic lipie, GaO. 

(Weight 1 — filter ash) X 100 ,, 

, "T^Weightof sample = pe ' Centa8e ° £ hmR ' 

The calcium oxide in an air lime may be rapidly deter¬ 
mined as Mows.’ Weigh out about 0'5 gramme of sample 
into an Erlenibeyer flask containing about 250 c.c. of 
distilled water which has been recently ooiled in order to 
expel all the dissolved air. Jloil for about 5 minutes, then 
cioso the' mouth'of the flask by means of a cork fitted with 
a soda-lime tube, and stand aside to cool. When cold, add 
a few drops of phenol phthalein solution and gradually add 
*HC1 from a burette until the pink colour just disap¬ 
pears. This change of colour takes place as soon as all 
the free lime has been neutralized and before the calcium 
carbonate has been attacked. Allow the flask to stand for 
some time in order to see if the pink colouration returns, 
and, if it does 8o, continue the titration until it just dis¬ 
appears again. 


No. of c.c. ^,-HCl used x 0'0028 x 100 
Weight of sample 


= pcrcentagcof cal¬ 
cium oxide. 


(5) Magnesia .—Evaporate the filtrate and washings 
from (4) until the ammonium salts begin to crystallize out, 
then add 30 c.c. of concentrated IIN0 3 , and gently warm 
until all the ammoniacal salts are driven off. Allow to 
cool and add a little water acidulated with a few drops 
of HC1. Warm and then add a slight excess of NH,01f 
(should a slight precipitate of magnesium hydrate separate 
out it unfit be dissolved by adding a few drops of ammonium 
chloride) and a few drops of a solution 1 of ammonium 
oxalate, and boil. Allow the solution, which should not 
exceed about 100 c.c., to cool, filter off any precipitate 
which may be formed, disregarding the precipitate, wash 
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and add an excess of a solution 8f sodium phosphafe tb 
the filtrate <and washings, stir well or shake, and stand 
asidt^ overnight. Filter, wash precipitate'.with diluto 
NH 4 OH, dry, ignite,' cool and weigh as Mg.l’aO;,.' 


(Weight — filter ash) X O-.dfilO X 1()0 , • , 

-i-———-percentage of ning- 

' V eight of sample . ^ 


(fi) Sulphur Jjjnn'dc, S0 3 .--Weigh out about 0'5 or 10 
gramme of tho sample into a fi-mch,evaporating dish, 
add about 10 c.c. of water, stir well, and then aijd 25 c.c. 
of concentrated IIC1. Evaporate to dryness on the water- 
bath or hot plate. Bake the dish and contents on tho 
hottest part of tho plate for half an hour, then cool and 
digest with 10 c.c. of concentrated IIC1 and 25 c.c. of dis¬ 
tilled water. Filter off the silica and insoluble matter 
and wash thoroughly, adding the washings to the filtrate. 
Boil, and, whilst boiling, add, drop by drop, an excess of 
boiling barium chloride solution. Continue boiling for D 
minutes, and then leave in a warm place for a few hours. 
Filter, wash, dry, ignite, and weigh as BaS( f ( . 


(Weight—-.filter ash) X G'31291 X 100 
Weight of sample 


= percentage ol S0 3 . 


When the soluble silica is determined, tho first (acid) 
filtrate and washings from .that process may ho used to 
determine tho sulphur trioxide instead of taking a fresh 
quantity of cement. 

(7) Sulphur as Sulphide. ■—- Tho determination of 
sulphur in the form of sulphide is not usually required, 
but in some ease 3 it is necessary. In order to carry out 
the determination weigh out about 0'5 or TO gramme of 
the sample inft) an evaporating dish, add a little water, 
stir well and then add 25 c.c. of concentrated HN0 3 . 
Gently evaporate to dryness and continue the process 
exactly as described under (5), weighing as BaJSO*. The 
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6 bjeet of using HNOj^ is to oxidize the sulphides into 
sulphates so that all the sulphur is converted, into barium 
sulphate, whcVeas, when HC1 is used to dissolve the cepient, 
the sulphides are decomposed and their sulphur driven 
oil in the fprm of sulphuretted hydrogen, only the sulphates 
being detejmined., 

From the total weight of BaS0 4 thus obtained, deduct 
the equivalent found in the determine f ion of sulphur 
trioxide. < 


The remainder v O ld" X lrt) , , , , 

. percentage of sulphur as 

Weight of sample sulphide. 

The sulphur as sulphide may be calculated to calcium 
sulphide, CaS, thus : 

The remainder X 0'30805 X 100 
Weight of sample 
(8) The Alkahe s.—For most purposes the alkalies arc esti¬ 
mated by difference, but they may be determined directly. 1 

Analysis of Portland, Natural, and Slag Cements 


= percentage of CaS. 


These cements are analysed in the manner described 
above for hydraulic lime, but as they are already in the 
form of a fine powder they do not need any grinding, the 
portion selected for analysis being at once placed in a dry 
weighing bottle. The slag 'cements may be distinguished 
from Portland cement by Seger and Cramer’s method. 2 

The ‘adulteration of Portland cement with limestone 
may be detected by the high loss on ignition, due to the 
liberation of carbon dioxide from the limestone; and the 
adulteration with siliceous materials, by the determination of 
the insolfible residue, which should not be above 2 per cent. 
The pvesenceof thesesubstances may also bed&ected by means 
of the microscope, the appearance of the ground adulter¬ 
ants being quite different, from that of ground clinker. 

1 W. CtfDokes, Select Methods in Chemical Analysis, 1905, p. 23. 

* * H. Soger and E. Cramer, Chem. Zeit., 1903, 27, 879. 
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The Analysis of tiie P‘aster Cements 

Like tkf? hydraulic calcareous cements, thesir do not 
need»any preliminary grinding, but a portion tlyi sample 
selected for analysis is placed in a dry weighing b»tjlc. 

(9) Water. —Weigh out about 0'5 gramme ofilie cement 
into a weighed platinum crucible. Ignite at abgut 100’ C. 
for 20 to 30 minutes, cool in desiccator, anj weigh. 

Loss in ffflglit X 100 . 

—— ; —° -, • = percentage of water. 

Weight of sample 

The temperature of ignition must he k($t comparatively 
low in order to avoid possible loss of sulphur trioxide, or 
reduction of the sulphate to sulphide. 

(10) Silica and Insoluble Matter. —Weigh out about 
1 gramme of the plaster into a 6-inch evaporating dish. 
Add a little distilled water, stir well and add 10 c.c. of 
concentrated HC1. Proceed as in (2), saving the fdtrato 
and washings for the next determination. 


(Weight — filtor ash) X 100 *, ... , . 

Weight of sample soluble matter. 

(fl) Alumina and Ferric Oxide , Lime, and Magnesia.-* 
Make up the volume of the filtrate and washings from ( 9 ) to 
500 c.c. and divide into two equal parts. Use one portion 
for the estimation of alumina and ferric oxide, lime and 
magnesia, employing the methods described in (3), (4), 
and (5). When making the necessary calculations remember 
that the weight of sample originally taken has been halved. 

(12) Sulphur Trioxide, S0 3 .—Transfer the other half 
of the filtrate and washings from (9) into a 100 c.c. beaker 
and boil. Whilst boiling, add, drop by drop, an Access of a 
boiling solution of barium chloride. Continue boiling for 
5 minutes, stand aside in a warm place for a few hours, 
filter, wash, ignite in a weighed crucible, cool in desiccator, 
and weigh. 

(Weight-fi lterash) XOA4291 XJOT»:<2 = percentage of 
Weight of sample sulphur trioxide. 
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■ PHYSICAL AND MECHANICAL TESTS' 

1’ortland cement is by far the most important of the 
ca'careOds cements, anil is the only one that is systematically 
submitted 'to physical and mechanical tests. The chief 
tests are— r 

Specific gravity ; fineness ; setting time ; constancy of 
volume and soundness ; tensile strength ; crushing 
Btrength. 

The most"importbnt of these tests are those for the crushing 
strength, fineness, and constancy of volume and soundness, 
but it must be remembered that unless the tests are carried 
out in a proper manner under specified conditions they will 
be worse than useless, as the results obtained will be quite 
misleading. Some users of Portland cement are in the 
habit of entrusting the testing to inexperienced men, or 
even lads. Such a practice cannot be too strongly con¬ 
demned. There, is a tendency, when carrying out these 
tests, to disregard the importance of the temperature, 
and the quantity of water used in gauging the cement. 
Unfortunately, many users of cement regard these points 
as being of purely academical interest and quite beneath 
the notice of practical men. This is a great mistake ; the 
tests should be carried out ,at, the specified temperature, 
because the difference of a few degrees cither way will 
seriously affect the results obtained. Similarly, if too 
much or too little water he used the results obtained will 
no longer be reliable. The consistency of the cement 
paste should, therefore, be just “ normal ” (see p. 180). 
It is important to notice that it is not the amount of water 
used that is kept constant, but t ho consistency of the paste. 

Specific Gravity. —Although, so far as this country is 
concerned, this test is almost universally carried out, its 
utility is more than doubtful, and a knowledge of the 
specific gravity is no guide whatever to the quality of 
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Portland cement. 1 This fact is rftognized ill l<Vancp4uwl 
Germany, hut the British Standard .Spce.ifiea.thyi (11)15) 
demands that the specific gravity of J’orthiml cement, 
when presented by the manufacturer, shall by* not less 
than 3'10. The determination of the specific “ravily nAy 
be carried out in an ordinary specific gravity bottle, but it 
is more conveniently made in the Blount's ritliniit^iiihr.'i 
or in Lcippcr'skfiaodificatiinn of he Chatelier's fhusk. 

The British Stai)danl Specilicat ton (It* 1 r>) approves 
the flask shown in Fie. Ifi. » Jn onhu pi determine the 



specific gravity of cement by means of this flask, insert 
approximately 100 c.e. of dry petroleum, turpentine, or other 
suitable liquitf,place the flask and contents in a bath of water 
which is maintained at a temperature of 15° to 18° ft, and 
allow it to remain therein until the level of the liquid in the 

1 P. B. Butler, Proc. Inst. Civ. Eng , lOOfi, 108. 

* W. H^tanger and B. Blount, Jour. Soc. Chem. lnd., 1894,13,455. 



184 PHYSICAL AND MECHANICAL TESTS 

f.asl is constant. Read this level, and make a note of the 
reading on the lower ground glass space. Now. add exactly 
100 grammee'of the cement, insert the stopper, and get rid 
of any entangled air by gently tapping the bottle on a soft 
pad, so as<,to cause the air-bubbles to rise to the surface. 
Replace tiv flask in the water bath (which must be main¬ 
tained at the original temperature), and, when the level of 
the liquid is constant, again take the readffrg, making a note 
of it on the upper ground glass space. 

The volume #f liquid displaced by the cement is given 
by the difference between the two readings, and the specific 
gravity of the cement is calculated from the equation— 

100 

, — -j.—;-7 = specific gravity. 

Volume displaced r D 

The turpentine or petroleum must be quite free from water; 
a convenient method of ensuring this being to add a little 
freshly dried cement to the liquid some time before trans¬ 
ferring it to the ‘flask. . 

Fineness .—The degree of fineness of the cement is of 
great importance, the strength of a sand and cement mortar 
depending to a large extent upon the size of the particles 
of the cement . 1 It is tested by means of circular sieves of 
brass wire cloth, which must be woven, and not twilled. 
According to the British Standard Specification (1915), 
the residue on a sieve containing 32,400 meshes per square 
inch must not exceed 14 per cent., when 100 grammes of the 
sample is continuously sifted for a period of 10 minutes, 
and that on a sieve containing 5776 meshes per square inch 
must not exceed 1 per cent, under the same conditions. 
According'to the German “Normen” the residue must 
not exceed 5 per cent, on a sieve containing 900 meshes 
per square centimeter, the width of the mesh being 0'222 
mm, 

• D.'B, Butler, Proc. Inst. Civ. Eng., 1898,133,343. 
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Owing to irregularities in the weaving of the clothf tht 
diameter of ihe holes in a sieve vary, sometimes tp a con¬ 
siderable extent, and great care shouH b(?«exorcised in 
selecting a suitable* cloth. 1 It would be an advantage if 
some other means could be employed to test the % fineness of 
cement. The use of plates containing a jiumber # of holes of 
a specified diameter has been proposed, and ftouromders , by 
means of whiclf^he fine and coarse particles are separated 
by a current of air, are sometimes used, #>ut have not so far 
met with general approval. * • » 

Setting Time .—The setting time of a cement is not 
usually of great importance, except in the case of quick or 
medium setting cements. It is divided into two periods 
known respectively as the initial set and the final set or 
set hard. The time of the initial set is the period between 
the addition of the water to the cement and the moment 
when the mixture loses its semi-fluid condition. The final 
set is the period between the addition of the water and the 
moment when*the cement is sufficiently hard to withstand 
a specified pressure. The initial set is sharply defined in 
quick-setting cements, but is very vague and ill-defined in 
those which are slow setting. The setting time is greatly 
influenced by the amount of water used for gauging, by 
the temperature of the water^ and by the temperature and 
state of tumidity of the atmosphere of the room in which 
the test is carried out. Hence, the paste should be made 
of a specified consistency with water at a temperature of 
15° to 18° C. The room should also be at this temperature 
and the atmosphere should be saturated with moisture. 
Both the setting times are determined by means of the 
Vicat Needles hown in Fig. 17, the needle, A ,-of which is 
1 mm. square and is loaded to 300 grammes. The paste 
is contained in a split ring 8 cms. in diameter and 4 ems, 

4 W. L. Gadd, Trans . Cone. Inst., 1913.* 
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higf,, which rests on‘a glass plate. In England, the 
consistcpoy is usually regarded as correct when the mixture 
is plastic after bging filled into I lie ring, hut, in the Conti¬ 
nental nft'thod— which is frequently adopter! ill this country 
-*-tlie consistency is determined hy means of a plunger, It, 
1 cm, in diameter, weighted to 300 grammes, and is con¬ 
sidered normal when the 
plunge]w~-penetrates to 
evil Inn fi mm. of the 
bottom of the pat. The 
inilial set, is considered 
to have taken place 
when the I mm. needle 
will no longer penetrate 
to the bottom of the 
mould, and the final not 
v.lien the same needle 
lads to make any im- 
picssion upon the sur¬ 
face of the cement. The 
needle must be kept clean 
throughout the. test, be¬ 
cause, otherwise, the 
cement which collects on 
its sides and point will 
affect the result. It is 
Fin, 17.—The Vuat, Needle. lllso important to see that 
the end of the needle rests 
squarely on the surface of the pat. The upper surface of 
the latter is frequently covered with a film which yields to 
the needle and thus prevents the exact point of “ no im¬ 
pression ” from being distinguished. \\ hen this happens it 
is advisable to turn the pat upside down in order to obtain 
the final setting time. Various automatic machines for 
the determination of the setting time of cement have been 
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introduced, but few of them hav<? proved satisfactory in 
use. In Tefimajor’s apparatus the ncadle is depressed at 
regular intervals by means of flowing wu^er,»»nd the dis¬ 
tance through which the needle moves at each .Stroke is 
recorded on a rotating drum by means of a pep. Perm's 
instrument is somewhat similar, but the needle is driven 
by means of clockwork. In Marten’s apparatus there are 
three needles pla-aid side by aide. These *heedles are held 
up by means of magnets, and are raided to descend at 
intervals by means of a cam which cuts out. the sustaining 
magnets. Woodcock’s apparatus is actuated by means of 
clockwork, and consists of two Vicat. needles which are 
gently lowered on to two semicircular pats of cement of 
standard thickness held in moulds resting on a turntable, 
which moves one space onwards every 10 minutes, so as 
to bring a fresli portion of the pat, under the needle. The 
whole is enclosed in a case, in which t he tempn at lire can 
be kept under control. Once started, the apparatus needs 
no further attention, the time ol setting (ifi minutes) being 
ascertained by counting the number of unpiessmiis and 
multiplying by 10. This apparatus has been in constant 
use since 1908 at the laboratory of Mr. F. Woodland Toms, 
Official Analyst at Jersey, and lias proved quite satis¬ 
factory, giving results that, are claimed to be more trust¬ 
worthy than those obtained 1A- band ; indeed there can be 
little doubt that the instrument would lie largely used if it 
were more widely known. Other automatic machines are 
Goodman’s “ Cement tester ” and NicoTs “ Spisini/rnyh.” 

There is a certain amount of indefiniteness about the 
needle method of testing the setting time of cement, since 
the time depends upon the weight and dimensions of the 
needle employed. In order to avoid this, Gary 1 has int ro¬ 
duced a thermometric method, in which the evolution of 
heat during the process of setting is ascertained by means 
. 1 Clary, Concrete and Constructional Eng., 1007,1, 350 aid 431.. 
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.of L thermometer embedded ia the cement, which is held 
in a rubber ring, placed in a glass vessel and packed round 
with sawdust, ip order to prevent loss of heat. T^iis is 
certainly, a more scientific method of ascertaining the setting 
me than that usually adopted, since it indicates a real 
point of chemical change, but so far it has not proved a 
complete success, because the results obtained vary when 
different quantities of the same cement»ase used. In the 
British Standard .Specification (1915), Portland cement is 
divided into three classes, according to the setting time,i.c.— 

Quick Setting .—When the initial setting time is not 
less than 2 minutes, and the final setting time is not 
less than 10 minutes or more than 30 minutes. 

Medium Setting .—When tiie initial setting time is not 
less t han 10 minutes, and t he final setting time is not 
less than 30 minutes or more than 3 hours. 

Slow Setting .—When the initial setting time is not less 
than 30 minutes, and the final setting time is not less 
than 3 hours or more than 7 hours. , r 

In addition to these three grades, specially slow cements, 
of which the minimum time of setting has been specified, 
may also be supplied. 

The cement must be spread out for a depth of three 
inches, and kept at a temperature of 15° to 18° C. for 24 
hours, before commencing the test, and the setting time is 
to be determined by means of theVicat needle. In order to 
determine the final setting time, the needle, A, is replaced 
by a special needle provided with an attachment, the 
annular under surface of which comes in contact with the 
surface qf the cement when the needle has penetrated 
05 mm. The cement is considered as finally set when ♦ 
the needle makes an impression on the cement pat, but 
the attachment does not. 

According to the German “ Normen ” the initial setting 
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of normal Portland cement must no* take place in less tiiai\ 
one hour aftjr gaugihg, but for special^purposes a quicker 
setting cement may be prepared, which, how%veI, must be 
marked as such. The final setting time is not specified. 

Constancy of Volume and /Soundness.—The ftst hfr 
constancy of volume and soundness are the most important 
of the mechanical tests. At one time*unsounrlness was 
attributed to yip^presencc of ordinary fftc lime, due to 
overliming or underburning. It was supposed that the 
lime slaked and expanded affair the setting of the cement, 
thus causing the latter to “ blow.” This*view has had to 
be abandoned, because, apart from the improbability of 
the existence of ordinary free lime in Portland cement, 
sueh lime would undergo immediate hydration on the 
addition of water, and therefore could not be the cause of 
any subsequent expansion. Crystalline quicklime, how¬ 
ever, hydrates very much more slowly, and blowing may 
be due to the presence of a crystalline form of lime in excess 
of that whicWhe alite (see p. 83) is capable of holding in 
combination or solid solution. It may also be due to the 
presence of an excess of magnesia, or of sulphates; the 
expansion in the latter case is considered hy Candlot 1 to he 
due to the formation of calcium sulpho-aluminate. Many 
methods have been used for testing the soundness of 
cements, an accelerated test tieing generally used at the 
present time. 

In the Faija test a freshly gauged pat is placed on a 
glass plate and kept at a temperature of 4<V5° to 43° C. in 
a moist atmosphere until it has set; it is then immersed 
in water at a temperature of 46° to 49° C. for the remainder 
of 24 hours. If the pat does not then show anj* cracks or 
blisters on tlfe surface next the glass, the cement is con¬ 
sidered to be sound ; otherwise the sample is spread out 
in a thin layer in a cool dry place for a day or two and the 
* E. Candlot, Hull. Hoc. d'Encouragement, 18SO [t(, 5, 0S2. 
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Jteslt repeated. If the put in the second test docs not show 
any cracks or blisters the cement is considered sound when 
properly derated. 

The ie Chatel&r test is almost universally employed at 
the present time. The apparatus, which is sometimes called 
a gauge and sometimes a caliper , is shown in Fig. 18. It 
consists of a split brass ring 30 mm. in diameter and 30 mm. 
deep, to which ite soldered two pointersJ5£| mm. in length 
(one on each side c;f the split). The ring is placed on a glass 



Fio. 18.—Lo Ch&tclicr gauge. 

plate, filled with the cement paste, covered over with a 
second glass plate, and the whole is then placed in water at 
15° to 18° 0. for 24 hours. The distance between the ends 
of the pointers is then measured, and the apparatus is 
placed in rold water which is gradually raised to the boiling 
point and kept boiling for 6 hours. The apparatus is then 
allowed to cool, and the distance between the ends of the 
pointers is again measured, the increase in the distance 
being termed the expansion. 
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According to the British Standard Specification (IJllb) 
the soundnefjs of Poftland cement must he determined by 
means of the Le Chatelier method, and the e.^iatisi'm must 
not exceed 10 mm. when the sample, has Von aerated for 
24 hours, in the manner described on p. 188, before tmginniag 
the test. If the expansion is greater than tlnS limit, the 
test must be repeated, with the differench that flie sample 
is previously ajjatpd for 7 days. In this case the expansion 
must not exceed 5 mm. 



Tamil' Stnufilh .—Although a knowledge of the tensile 
strength is of comparatively little importance, this test is 
almost universally employed in this country. The cement is 
mixed with sufficient water to form a plastic mixture when 
in the mould. It is then moulded in brass or gun-metal 
moulds, which should be wiped with an oily cdptli before 
filling. The^hape of the briquettes so produced has varied 
somewhat at different periods ; tliat shown in Fig. 19 is the 
one recommended by the British Standard Specification 
(1915). The briquettes are kept in a damp atmosphere at 
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a temperature of 15° t*> 18° 0. for 24 hours after gauging, 
and are placed in dean water at the same temperature 
until required; the water must be changed every 7 days 


* 



(1 Flu. 20.—The Adic testing machine. 

if the briquettes are to be kept for more than a week. 
The briquettes are broken immediately after being taken 
out of the water, care being taken in centreing the briquettes 
in the testing machine, in order to avoid cross-strains. 
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The machines for this purpose are ftf various designs, *ne, 
of the oldesj and bTst being the Ailjc testing lyachinc 
shown^ in Fig. 20. Similar teats arc also jarriiyf out with 
a mixture of 1 part - by weight of cement and JS parts 
by weight of dry standard sand. According to the Thitialf 
Standard Specification (191. r >), the cement is to be aerated for 
24 hours in the same maimer as in the test for the setting 
time (see p. 184^, before commencing the d st. The neat 
cement briquettes are to lie prepared without, mechanical 
ramming or hammering in any foim, and iir^i to be tested at 
7 and 28 days. The average breaking stress of (I briquettes 
must not he less than 450 lbs. per square inch at 7 days. 
At 28 days the average breaking stress of 6 briquettes 
must not be less than the number of pounds per Square inch 
arrived at from the formula- - 


_ . . „ , 40.000 Ihs. 

Breaking stress at 7 days + , , —. 

° 1 breaking stress at 7 days 

The breaking stress of 0 of the cement and sand 
briquettes must lie i»t less Ilian 200 ihs. per square inch 
at 7 days, and at 28 days the average hi caking stress of 
0 briqnettes must he not less than the number of pounds 
arrived at from the formula— 

_ .. , , . 10,000 lbs. 

Breaking stress at 7 davs + . - 

' ' bteitking stiess at 7 days 

The tensile strength of both neat cement and of a 
mixture of cement and sand is omitted from the Berman 
“ Norrnen.” 


Crushing Strength. The compression test is of much 
greater importance than the tensile test, although it is not 
so frequently employed in this country. In orderito carry 
out this test, ?ubes of specified dimensions are prepared 
and kept in the same manner as are the briquettes de¬ 
scribed above. They are then tested for resistance to 
compression. The machines used for crushing the cubes 

0 
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dilh*!' from each other ufmosf, ns much as do those employed 
for the tensile test, hut as the crushing stresfj of Portland 
cement is a,’rmt, ten times as great as the tensile strain, 



•<*4r ' 

Fla. 21.—Hydraulic pries made bv Messrs. The Associated 
Portland Cement Manufacturers (1900), Limited. 

r 

the machines used for crushing have to he much more 

powerful than those used for tensile tests. The Amsler- 

LaJJtm hydraulic, press is a very popular form of crushing 

machine: the machine shown in Fig. 21 is manufactured 
* 0 ° 
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by the Associated Portland (Vment Mamifaetuicrs (1 win 17 ; 
Limited. It# is very convenient, and satisfactory. • 

Tile compression test, has so far l>etn ?>tniHed ‘from 
the British Standard Specification for Portland*<;enion^; 
according to the (lei man “ Nornien *’ a inLxtuiw of I part, 
by weight of Portland cement, to d pjirfs J>v # weiglit of 
standard sand must, have a compressive strength of at 
least 120 kllo«!ai.'fines per square centimetre after 7 days 
(I day in moist an and f> da\s in water),%nd a eompies-uvo 
strength of at least 2oO kilogAimtncs pci ^qunic rtrihniefrn 
after a further 21 da\sin an at. a temper at me o| 15’to 20 Mb 
Rv the same standard Portland (emenf intended for use 
under water must show a compression stress of at least 200 
kilogrammes per square centimetre after 2 tf da\s (1 day m 
air and 27 days in water). 
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III 

— -tiles and pot ter V, use of, for 
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- -, use of, for aggregate, 142 
Butler on effect of fineness of 
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perature of, 118 
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-. determination of, in 
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-, hemihydrate, 110,110 

--—hydrated, 108, 110 
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Canada, occurrence of asphalt in, 
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Candlofc on the expansion of 
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Carbon dioxide, absorption of, 
by moist lime, 11 

-. determinatipn of, in limes, 
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-, from lime kilns, utilization 

of, in Germany and U.S. of 
America. 29 

-in Portland cement, 78 
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Carbon dioxide, removal of, from 
lime kilns, 29 % 

■rbomferoys limestone, 22, 24 
— system, occurrence of 
^psum in formations of, 109 
-, occurrence of lime¬ 
stone in formations of, 2.4 
sein paints for rendering 
cement waterproof, 158 
v~spian Sea, occurrence of 
asphalt m, i02 » 

Catania, beds of po/zolanic 
material found near, 140 
Caucasus, occurrence of asphalt 
in, 102 

Caustic lime, properties of, 10 
Ceilings, plastering, 149, 150 
Celite in Poi tland cement cimkei, 
83 

Cement, blowing of, 189 

-, concrete, 141 

-, expansion of, 182 

-, Oencral Scott’s selenitic. 
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-, iron Poj Uimd, 19 

-, Keene’s, TW * ” 
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,-, Martin’s, 119 

-, Medina, 103 

-, Mortar, 130, 140 

-- -*—, employment of, I JO • 

-,-, use of, lor plastering, 
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-, Parian, 119 

-, Parker’s, 4, 99 

-plaster, 103, 111 

-, Portland, .sec Poi tland 

cement 

-, rock, 105 

-, Romaic 4, 99. 102, 103 
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-, Scott’s, 20 0 

■-, selenitic, 19 

-, sidero, 95 
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-stucco, IF7. 153, 15* 

-, S*ipel, 94. 9145, 101 
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!-, unsoundiu«s 189 

-, Vassy, 103 • f 

-, waterpiool^ig, 158 

-, white Portland, 9L 157 

Cement ufg materials, antupnty 
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I Cements, Mtuminous, 102 
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-, etlb^escence 108 

-, iroiioie, 91, 95 

--, natmal, 99 

:-,-, Ainenran, 105, 100 

- ,-, Pelgun. 104 

—,-, Fiem h, 103, lot 

-—,-, use ot, 100, 107 

oleaginous, ll>2, 100, 107 
, plastei, 108, 111 
—, po/./olanie, 18 
slag, 48, 49 

-slag, ana 1\sis of (Seircr & 

Ciamer’s method), 180 

-, use of, as a substitute 

for Poi tland cement, 93 

-- 1 uso of, for making 

cement moitar, 130, 110 • 

“ (Vmentkote,’* 159 
Cendree dc Touinai, 132 
“ Ceresit,” 159 
Chalk, 21, 22, 23 

-, Jower or giev, 20 

-lime, 27 

-marl, 20 

-, or eurienee of, 20 

i -, upfKT or white, 27 

-, use of, foi piedmtion of 

: lime, 21 

-, use of, as raw niutcnal in 

manufacture df Poi tland 
cement, 27, 50 
Chambers, expansion, TO 
Chuux dc Theil, 18, 104 
Cheleken, occurrence of asphalt 
in island of, 10$ • 
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r Cfyerlieurg, use ot artificial pofzo- 
lanic maten&ls in marine 
construction at, 127 ' 
Chunaifi, 151, lf£ ' f 

-, use of in Giulia as a stucco, 

150 e ' 

Ciment grapiey, 19 
Cinders use of in preparation of, 
mortar, 132 * 

Clarke’s mill, 53 

Classification of maVenats used 
with lime m making moitai, 
133 

Clay, 13, ltM, 127 , 

-, Inunt, acts as a poz/.o- 

lanic material, 127 
--,-, use of, for aggregate, 

142 

■-, cause of hydiaulic pro¬ 

pel ties of lime, 0 

• -, composition of, 13 

-, use of, by ancient Egyp¬ 
tians, 2 

-, use of, by Assyrians and 

Babylonians, I 

* -used as a raw mutenal m 

manufacture ot Put Hand 
cement, 50 

•— used in making moitai, 
124, 120 

-used m mud walls and 

Pise woik, 127 

Clayev limestones, calcination 
of, 13, 20 

Clinker, hydraulic lime, ideal 
composition of, 14 

-, Portland cement, 72, 73 

-,-, treatment of, to iegu- 

late the setting time, 73, 74 
Clinkers lrom lime kilns, hydrau¬ 
lic properties of, 132 
Clinkers, use of, for aggregate, 142 
Clocz on the setting of plaster of 
Paris, 117 
Chinch lime, 20 
Clyde bydrator, 123 
Coal tar, use of, as a substitute 
' for natural/bitumen, 104 


Coal tur, use of, for water- 
proofing cement mortar, 158 
Coal for rotary kilrs, treatment 
of, 70 

Coal, use of. for calcinatioii ol 
limestone, 32, 33, 37, 43 

-,-, m cement kilns. 05, 

07, 70 

-,-, in plaster kilns, 112 

Coke, liability to cause expan¬ 
sion whei* ust*l in concrete, 
142 

Coke, use of, for calcination of 
' limestone, 32, 33 

-,-, in cement kilns, 00 

Collectors, dust, 70 
Collet Deecotils on hydiaulic 
limes, 7 

Colloidal theory of setting and 
hardening ot hydraulic 
cements, 88, 80, 90, 91 
Colony on the setting and harden¬ 
ing of Portland cement, 90 
Common lime. 10 

-mortar, 130 

Compo, 02 
ComjKiunfT Mins, 01 
Compounds sold for water¬ 
proofing cement. 159 f 
Concrete, 141 

-, armoured, 140, 147 

-, cement, 141 

-, ferro, 140, 147 

, lime, 143, 144 c 

-4-, reinforced, 140, 147 

—— under water, 140 
Consistency of cement mortar, 
methods of determination, 
182, 185, 186 

Constancy of volume, tests for, 
182, 189, 190 

Constitution of Portland cement 
clinker, 80 , 

Continuous kilns, cement, 03, 04 

-, lime, 34, 37, 42 

——, plaster, 111 
Conveyors, 70 
Coolers, various types, 71 
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Corfe Castle, use of lime concrete 
or b^ton at, 141 % 

Cow’s hair «scd with lime in 
• plastci ing, 150 
CracKers, 56, 70, 10C> • 

Cretaceous system,. 23, 26 

-, occurrence of limestone in 

formations of, 23, 26, 27 
Crusher, Hadfield’s gyiatoiv, 56 
Crushers, types of, 55, 56 

-, use of, fo»cni;4ung coal, 70 

-,-, for eiushing elmket, 

73 

Crushers, use of, for (lushing* 
plaster stone, 115 
Crushing st length of cement, 
test for, 182, 103 

-of lime nmitai, 130 

-of natural it incuts, 

103, 106, 

-of super cement, 07 

Crystalline calcium oxide. 

hydration of, 189 
Cuba, occurrence of asphalt in, 163 
Cummer rotaiy (alemei, 115 
Cylinders for mi ni v ki lns, length 
of, 67 » 

-, lining of. 67 

-rotation of, 09 

• I) 

Dalton on the solubility of 
quiek/Tme in watet, II • * 

-on the. solubility of slaked 

lime in water, 12 
Dancaster on tensile strength of 
►Super cement, 98 
Darcet and Thenard’s encaustic 
for stone, 156 
Davidsen tube mill, 59 
Davis on the setting of plaster of 
Paris, 117 ^ 

Day, Sheppard and Wright on 
tricalcium silicate, 82 
Dead burnt plaster, 110 
Dead Sea, oeeurieneu of asphalt 
in, 162 


I >o*ydi at ion of j»vjwum, 11|8. I JO, • 
DensnV’ 159 • • 

l)e SnussuKyfti kjrdnuilic tunes, 7 
J Desch oil the Am^itulnm of 
Portland cement. v 
-on the •'cttii^ and harden¬ 
ing (>f I’oitland m incut, 89 
Devonian*syslein, Wi eurrence of 
gypsum in foi mat ions of, 109 

-, oicnflrenco of limestones 

m format ions of, 24 
Dihdm on the <ompohitmn of 
median;^ nun tais,#i 
j Diealcmm .iliimmatc in I’oitlaiid 
I ement elinket. 81, SI 

- - m!h ato m Portland < ement 
elmkei, 81, 82. 81. S5, 86, 80 

Dh t/s( h kiln, 40, 65 
Ihsml< g'atoi. hai, 59 
Ditter and .less<i on the con¬ 
stitution of hn timid (ement 
(Imkei, 85 
Dolomite, 24 

Dolomites associated with 
gypsum, 1051 
Dolomit ie limestone, 2 t 
I linin' kiln. 63 
Dorking lime, 27 
Duets, for di ving coal, 70 * 

- - rotai v, 50 

, Buggies ('oles, 56 
tunnel, 51, 62 
’ Di ving Poois, 51 
Div method of mixing law meal, 

51 

Dr y proi e.ss, 53 
I >umi snil kiln, I 12 
Dust ( ha in her foi rotary kilns, 69 
Dust, collection of, m cement 
woiks, 76 

-collator, Beth. f 77 

10 

JOdge-riinneis, 5/, 59, 116 
-, wet 52 • 
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r Efflorescence of limes, cements 
\intl plasters* K>8, 170 

-, precautions agauwl, 171, 

172o 

Egyptians,«8e*of moitar by the, 

i 

Eisen-PorilantJ, moment, 49 
Electrical methods of investi¬ 
gating t Kb constitution of 
Portland cement and clmkei, 
80, 8.7 * 

Elevatoi.s m cement w^rks, 70 
Eminently hydiaulic imies, 17. 

18, 104, W4, 135. 

Encaustic for stone, 

Estricbgips, 118 
Etageofcn, 04 
Etruscans, me of mortar by the, 
3 

Expanded metal for tendoned 
concicte, 147 
Expansion chambers, 70 
-of cement, 18‘J 


F 

Faija test for soundness of 
cement, 180 

Fat* lime, propel ties of, 10 

-, slaking of, 120 

Feed shoot for rotary kilns, 00 
Feichtinger, analysis of trass by, 
130 

Feldspar, found in Santorin 
earth, 130 

-, in certain sands, 120 

Felite in Portland cement clinker, 
83,84 

Ferric oxide, determination of, in 
limes, 177 



-in Portland cement, 70, 80 

Ferrites, formation of, in lime at 
chnkonng temperature, 13, 31 

•-, -, in Portland cement 

• at clinkeri?\g temperature, 79 
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i Ferro-concrete, 141, 140, 147 
| Ferrous Qpide in blue lias lime* 
stone, 25 • 

-in Portland cement « 

clinker, 79 9 

| Fibrous plaster, 157 
j Filling ring for Schneider kiln, 

00 

Filters, dust, 70 

J Final set of cement mortar, 185, 
180 • * 

Fineness of grinding, te3t for, 
182, 184 
/ Flare kilns, 35 

-lime, 27, 35 

Flasks for the determination of 
specific gravity, 183 
Mint pebbles, use of, in tube 
I mills, 00 
! Floating, 150 
Flooring plasters, 118, 119 
Flour, raw, 02 
Fluates, 100 
Fluoro meters, 185 
Forammfera, remains of, in chalk, 

23 

-, — r ,Wii'ninestone, 22 

Forewarmer for the Mannheim 
calctner, 114 

j Tossiliferous limestones, 24, 

I 27 

] -, lime from, 27 

-, calcium phosphate in, 28 

* France, method of making lime 
mortar in, 130 

! -, occurrence of asphalt in, 

102 

-, pozzolanas found in, 128 

Fremy on the constitution of 
hydraulic limes and cements, 

8, 81 

French burr millstones, 57, 73, 
115 , 

- method of slaking limes, 

122 

-natural cements, 103, 104 

Frescnius, method of estimating 
C0 a in lime, 175 
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Frost, discovery of sept aria at 
Harwich by, 90 • 

Fuchs on hydraulic limes, 8 
Fuel amount required in cement 
kilns, 65, 60 * 

-, amount required in inter¬ 
mittent lime kilns, 37 

■-, effect of, upon quality of 

lime produced, 33 

--used in rotary kilns, 70 

Fuels, effect ofaulpRur m, 33 
-employed for the calcina¬ 
tion of limestone, 32 

--, gaseous, used in lime* 

kilns. 33 

Fuller Lehigh mill, 01 


0 

Gadd on cement waterpiooling 
compounds, 159 

-on selection of wire cloth 

for sieves, 185 

Gallo, analyses of Italian po/70- 
lanas by, J€£in Ni ^ 

Gariol’s Vassy cement, 103 
Gary’s thermometric method of 
determining the setting time 
of cement, 187 

•Gauge, Le Chatelier’s, for testing 
soundness of cement, 189, 190 
Gauth^r on the use of pozzolanas 
with rich limes, 135 * • 

German “ Normen ” for Portland 
cement, 78. 79, 181, 188, 193, 
194, 195 

Giant griffin mill, 61 
Gillmore on tensile and eiuslung 
strength of Hosendale cement, 
106 

Giron, improvements of the 
rotary kiln*67 

Glue, hardening effect upon 
plaster of Paris, 117 

-, retarding action of, upon 

the setting of plaster of Paris, 
117 


GcMdard, invention of ^suncr, 
cement, 95 • * 

Goodman’s ccmonMcgtcr, 187 
Gorehani protv.-w, 52 » 

Grading of the* aggregate in 
making concrete, - 

Granite, us»> of, fot^iggregate, 142 
Grapiers, 18, 83, 122 
Grnppier foment, 1# 

Giavel, use of, for aggregate, 

112 • 

Greeks, of cement by the, 2 
Giey or lower chalk, 26, 27 
Grey at on^ Med way June, 27 
Greywaeke, sand formed by 
deeom posit ion <*f, 126 
Guflin mill, 61, 70 
Gi indmg machines used in 
cement mdusti v, 71 

-plaster stone, 1 15 

(iiout, 115 

Grouting, questionable value of, 
138 

Guiton de Moiveau on hydraulic 
lime, 7 

Gum ri able, h.udemng effect 
of, upon plaster of Paris, 117 
Gypsite, 108 
Gypsum, 108 

■-, mtion of on Portland 

(ement, 91 

-.association with dolomite, 

109 

-, boiling of, 113 

-, boiling m kettles, 114 

-, ealemat ion of. 111, I 10 

— dehydration of, 108, 110, 
116 

-, dehydration by means of 

steam, 113 
-earth, 108 

-, occurrence of, in various 

geological systerA, 108, 109 
-, use of, by ancient Egyp¬ 
tians, 2 

-,-, by Assyrians and 

Babylonians, 1 
Gyratory crusher% 55, 56 
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Had field's ^yvatory cruder, 50 
Half-brrnt, 72 ,• * A 
Hailing lime, 27 
iliyd iiiusjj plasters, 11') 

-, use of, tyr plaster mg, 1,71 

Hauenschild kiln, <><» 

Heat microscope, use bf, in the 
investigation of the conslitu- 
t ion of Portland ceif.ent clinker, 
sr, 

Hedgehog rolls, fit* 

Hoffmann mig kiln, \p, Ot 
Holland, use of liass in, I .'JO 
Hood for rotary kilns, 70 
1 Intop kiln, fifi 

Hurry and Seaman’s improve¬ 
ments in rot at v kilns, 07 
Hydrated ealnum alunnnate, 
properties of setting and 
haidening under water, 14, 88, 
1)0,1)1 

•-ealeium silieate, piopeities 

of setting ami haidenmg under 
water, 14, 81, 82, 88, 80, 00, 
01 

-lime, 120, 122 

Hydrating lime, methods of, 120 
Hydra! or, Krit/ei, 122 
Hydraulic limes, 14, 10, 17 

--, aitifieial, 4.7 

- -, Smeaton’a experi¬ 
ments on, 5 

■--, Vicat’s method of 

slaking, 122 

-limestones, contain clay, 

.7, 7, 28 

-- 1 liability to fuse 

during calcination, 21 


' I 

“ Impcrvite," 150 
Impurities in sand injurious to 
mortar, 120 

'Initial set of cement mortar, 185 


Insoluble mattei, determination 
I of, in lines, 176 

i -,-, m plaster cements, 

181 # 

| Intermittent cement, kilns, 63 

-lime kilns, 34 

Investigation of the constitution 
of Portland cement clinker, 80 

-of the processes of setting 

and hardening of cement, 80, 
87 • # 

Tudeseent mails, 100 
“ Ironite,” 100 
'Iron ore cements, 01, 05 
Iron, oxides of, m limes, 13 

i-,-, in Poitland cement, 

78 

j -Portland cement, 49 


! .T 

| Jnggiec, use of, in India, 152 
.laneckc on the constitution of 
i Poitland cement clinker, 85, 

S" 

;-and Schumann on Portland 

I cement clinker, 85 

Jeflrey puh eriser, 50 , 

i .Jersey, use of Woodcock’s appa- 
| latus in official analyst’s labo- 1 
! ratory at, 187 
Johnson kiln, 03 ^ 

" Jirassic system, oecurrenco of 
limestones in, 23, 25, 26 


I K 

ICanknr, oeeurrenoc and use of, in 
India, 21 

Happen on the presence of felite 
in Portland cement clinker, 84 
Keene’s cement, 110 
Keisermann on the constitution 
j of Portland cement clinker, 84 

i -on the setting and harden- 

i ing of cement, 89 
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Kentish rag, use of, for the adul- ' 
teration of Portland cement, 1 
03 

9 Kent mill, GO , 

Kctflles, boil mg plaster in, 114 
Keystone lime kiln, 42 
Kiln hood for rotary kilns, 70 
Kilns, cement, G3 

-, lime, 34 

-, plaster, 111 

Kirkaldv, test^of typer ceimnt, 
9«> 

Klein, on the eonsitut ion of Port ■ 
land cement, St, 8G % 

-- on the setting and harden¬ 
ing of Portland cement. 91 
Knauss, analyses of Roman 
cement, 102 

Kominor mill. 77 j 

Kritzor hydrator, 123 
Krupp ball-null, -77 
Kuhlmann’s experiment with 
sodium or potassium silicate 
and lime. 47 
Kunkur, 171 



L 


Lacflrdaire’s Pouilly cement. 103 
,a Fargo cement, I ft 
jamv on the solubility of qun k 
lime in water, 11 

-o# the solubility of sl.ikul , 

limo in water, 13 
Landes, occurrence, of asphalt, 
in department of the, 102 
Landrin on calcium silicates 81 

-on hydraulic cements, 0 

La Rochelle, mastic used at, 100 
Voisier on ealrination and 
setting of plaster of Paris, 110 
Lauroan hydrator, 123 
Lean limes, properties of, 10 
Le Chatelier, oalijier for deter¬ 
mination of expansion of 
cement, 189 

-on hydraulic cements, 9 j 


» 


Li%( hatcher on the composition 
and setting oS plaster of 



- -on the ditTer<%it kmds # of 
crystals in cement.*clmkci, S3 

- on the formation of fcirites 
m Portland eemont elinkci, 79 

- on the idcil composition of 
h\dr>uili« cement < linker, I t 

<>n the piesenen of elite in 
mnpier'J. 83 

on the setting ml harden¬ 
ing of Portland < < incut. S7, SH, 

91 

test for constancy of \ olume 
end soundness of ■ ement, 189 
Lc Sage’s plaster cement, 103 
leas formations of Jmassic 
s\stcni, 2.7 

limestone. 22 
lame, nnahscs of, 173 
- . antiquity of, I 
, beton, I tl 

- , bine lias, 2.7, 101. 121 

- - . - - . slaking of. 121 

.. clurn h, 20 

. « olour of, not, an imln at ion 
of its (pielit y, 31 • 

, common, 10 
, composition of, 2.7 
,i mu rote, I 11 

- , proportions of in¬ 
gredients, 143, I 11 

-. dct( rmination of, in limes, 

177 

-.-of iri plaster cements, 

181 

-, Dorking, 27 

-. Ilaro, 27 

-, free, in Pori land cement, 

78 I 

-from upper or white chalk, 

27 

lame, grey stone Medway, 27 

-. (loner il Treussart’s obser- 

vat ions upon t he burning of, 31* 
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r T,ime, falling, 27 
——, hydrated/ l r 20, 122 

• -, mortar, d 30, 139 « 

--, pfOportioi>of 'ip, mediaeval 

mortars, 4 ' 

•—proportion of, to Si0 2 and 
A1 2 0 3 in Portland cement, 78 

-, slaking of, 20 

--, stone, ‘37 

--, stucco, 153 

-used for plastering, 150 

-for rendering. 148 

-in manufacture of slag 

cements, *9 f 

-, uses of, 20 

-water, 11 

-, withdrawal of. from kilns 

after calcination, 38 
Limes, behaviour of, when treated 
with water, 14, 15, 10 

-, classification of, 14, 10, 17 

--, colour of, 18 

-eontaming silicates, slaking 

of, 14 

-deficient in silica, behaviour 

of, 27 

-eminently hvdranlie, 17, 18, 

104, 134, 135, i30 

-, ellloieseenee of, 108 

- f ; fat or rich. 10, 121. 137 

-, French eminently hydrau¬ 
lic, 18 

-from chalk marl, 27 

-from fossiliferous lime¬ 
stones, 27 

-, hydration of, 120 

-, hydraulic, artificial, 45 

- 1 - 1 effect of overburning, 

32 

-,-, French method of 

slaking, 18, 122 

• -,-, properties of, 17 

--,-, method of treatment 

in preparation of mortars, 137 

• -,-, slaking of, 14, 18, 

121 

■-, hydraulic, Smeaton’s ex- 

f * perimenta on, 5 


Limes, lean or poor, 10,121 
-, metj&ods of hydrating, 120 

• -, moderately h^Jrauhc, 17 

-, saltpctrcing of, 108 

-, slaking of, 120, 121 * 

-used for building pur¬ 
poses, 13 

-with an excess of alumina, 

behaviour of, 27 

Limestone, arrangement of, in 
kilns, 30 • f 

-, blue lias, 25 

-burning in stacks, 33 

n -, calcination of, 20 

-, carboniferous, 24 

-, change of colour during 

calcination, 31 

-, composition of, 22 

-, dolomitie, 24 

-, fossils in, 24, 28 

-, gravels, 23 

-, magnesian, 24 

-marls, 23 

I - 1 mountain, 24 

-, nummulitic, 23 

|-, occur rence^ , in different 

j geologi<Cfjurmat ions, 23 

j -, oolitic, 20 

-, Petherwin, 24 

i -, pure, effect of overburning, 

! 32 

!-, use of, for aggregate, 142 

- 1 -, for the production 

.of lime, 21 ‘ 

• -,-, in the manufacture of 

Portland cement, 50 

-, varieties of, 22, 24, 25. 

20 

-, Wenlock, 24 

-, Woolhope, 24 

Limestones altered by conta 
with eruptive rocks, 124 

-, clayey, calculation of, 3< 

-, composition of those yiel 

ing different varieties of lim 
28 

-containing magnesium ca 

bonate, 24 
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Limestones, hydraulic, distribu¬ 
tion of, 45 • 

m -.-, lillbilit^ to fuse ] 

daring calcination, 31 
-, method of analysis recom¬ 
mended by Borthier, 28 
——, origin of, 22 
Linings of cylinders of rotary 
kilns, 67 

-of lime kilns, 34 

Litharge masti?, Thenard’s, 166 
Lobsann, occurrence of asphalt 
at, 162 

Loss on ignition, determination* 
of, 174 

Louisville cement, 106 
Lower or grey chalk, 26, 27 


M 

Maben on the solubility of cal¬ 
cium hydroxide in water, 12 
Machines for testing the cnishing 
strength o f cem ent, 193, 11)4 

- for tensile 

strength of eemcnt, 192 
-, automatic, for the deter¬ 
mination of the setting time of 
cement, 186, 187 
Slack’s cement, 119 
Magnesia, 24 

- bgicks, use of, for furnace 0 

linings, 25 • 

■-, determination of, in lime, 

178 

-, -, in plaster cements, 

181 

-, expansion of cement caused 

by excess of, 189 

-in Portland cement, 78 

-, use of, 24 

Magnesian lirffestone, 24, 25 
Magnesium carbonato in lime¬ 
stones, 24 

Magnesium silicofluoride, use of, 
for rendering cement water¬ 
proof, 160 
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i MaJlow root, hardening effect # of* 
| upon plaster, 118 
j Manganese, formerly mi pposed to 
be the ce*jse JTf the hj^iraulic 
properties of Iii?>e-t 
Mannheim ealciner, 114 
Marble, composition and use of, 
for tho^jiroductiojjj of lime, 21 
Marbles found in rocks of 
Paheozoic pound, 23 
Marignac on hydration of plaster 
of Pari 1 * 116 
Marl, chalk. 26 

Mails use^ m inanTifaoture of 
Portl.T^rd cement, 50 
Mullen's apparatus for the deter¬ 
mination of the setting time of 
cement, 187 
Mai tin's cement, 119 
Massive gypsum, 108 
Mastic, asphalt, 164 
-- , do Will, Hitt 

-. I lame]ill’s, 166 

, oleaginous, 166 

-, recommended by Vauban, 

167 

-, used at Paris by military 

engineers, 107 
Maxeeon null, 62 
Meal, raw, 62 

Mechanical mixers, use of, for 
mixing eoncerte, 146 

- , for mixing mortar, 
139, 140 

Media val mortars, 4 
Medina cement, 103 
Medium setting cement, 188 
“ Medusa,” 160 

Meso/oic ponod, occurrence of 
gV|*mm in formations of, 109 
-,-of limestones in for¬ 
mations of, 23 ^ 

Meudon, method of making 
artific ial hydraulic lime at, 46 
Michaehs, analysis of iron ore 
cement, by, 95 

-on hydraulic cements, 9, 88, 

89 • ' 


? 
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Microscope, h£at, use of, in the 
investigation of th« consti¬ 
tution of ffcorfl^nd cement 
clinker, 85 • 

—*—, use* <fr, for the detection 
of adulterants in Portland 
cement, 180 

-,-,% the investigation 

of the constitution of Portland 
cement clinker, 8£ 

-,-, in the investigation 

of the phenomena of setting 
and hardening of foments, 89 
Microscopic organisms remains 
of, in chalk, 23 

-,-, in limestones, 22 

Mignan, Captain, on the use of 
bricks and mortar by the 
Assyrians and Babylonians, 1 
Mills, types used in cement in¬ 
dustry, 57, 70, 73,103,106, 115 

-, types used for (funding 

coal tor rotary kilns, 70 
Millstones, French burr, 57, 73, 
100, 115 

-, rock, emery, 57, 100 

Mineral oil, use of, for rendering 
cement mortar waterproof, 
fo9, 100 
Mixers, 53 

Mixing raw materials in manu¬ 
facture of Portland cement, 50 
-silos, 02 

Moderately hydraulic limes, 17, 
121 

Monocalcium alummate in Port¬ 
land cement clinker, 81, 82 
—— silicate m Portland cement 
clinker, 81, 82 
Mortar, cement, 136, 140 

-, consistency of, 130 

-, deterioration in quality 

after Roman period, 4 

-, formula for obtaining the 

bulk of, 139 

--, improvement in t,he quality 

of, after tly* eleventh century, 
4 


Mortar, l*me, 136 

-,-. strength of, 139 

-,-.preparation of, 121,» 

130, m 

-, pozzolanic, 130 

-, trass, 130 

-, use of, by Assyrians and 

Babylonians, 1 

-,-, by ancient Egyptians, 

2 1 

-,-, by Etruscans, 3 

-,-. by Greeks, 2 

t- - } -, by Romans, 3 

Morveau, Guiton de, on hydrau¬ 
lic limes, 7 

Mosaic work, bitumen cements 
used for, 165 
Mosser cooler, 71 
Mountain limestone, 24 
Moyer on use of oil for rendering 
cement waterproof, 159 
Mumford and Moodie’s air 
separator, 74 



Natural cements, 99 

-, American, 105 

——, analysis of, 180 

-. Belgian, 104 

-, composition of, 99, 102, 

. 100 

-, French, 103 

-. introduction of, by Parker, 

4, 99 

-, superseded by Portland 

cement, 103, 105 

-, use of, in making cement 

mortar, 130, 140 
Natural gas, use of, as fuel in 
rotary cement kilns, 70 
Natural Portland cements, 104, 
105 

Needle, Vicat, 185 
Neumann on the constitution of 
Portland cement, 86 
Neuss mill, 01 c 
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Newberry, development of the I 
rotary kiln, 07 

-, Messrs., on tlm constitu¬ 
tion of Portland cement clinker, 

HI. 82 * 

“New piocess ” hint*, 122 

Nieol's “ SpissogMph,’’ 187 

Nitrification, conditions favour¬ 
able to, 108 

Nitrogen, origin of. in some 
elllore,Mcnees on limes, etc , 

108, 100 • • 

Nodules of argillaceous lime- 
stone, use of in manufmtme 
of nutuial cements, 28,00, 10%, 
103 

** Normen,” the (leiman, 78, 70, 
181, 180, 103. I if.) 

Noimal consistency, deteiinina- 
tion of, 180 

Nummuhtic limestone, 23 


O 

Oils used for rendering cement 
w aterprort/,* J 5JL 
Oleaginous ccnuTils, ^02, 100 
Oolites, not able to resist salt- 
fictreing action, 170 
Oolitic limestones, 22, 20 
• Oxide of calcium, determination 
of, in limes, 177 

- ,m -, in plaster (eimuts, 

181 . # 

-, preparation and proper ties 

of, 10 

-.solubility of, m walir, II, 

12 

Oxide of iron, determination of, 
in limes, 177 

-,-, in plaster cements, 

181 

—-—, in Portland cement, 78 
Oxide of magnesium, 24 

•-in Portland cement, 78 

Oyster shells, use of, for the pio- 
duction of lime, 21 


P. 

Paints, cnsciH, •for 1 .„ 

commit waterprqp^, 158 

-, oidm.tiy* for, n*nderuig 

cement \?atei pi oqjf, 158 
Pabeo/.oie penod, tk'^uiren^ of 
g^jisum m format mils of, 100 
-- of limestones in for¬ 
mat intis of, 23 • 

-- . - - ot nun hies m foimn- 

1 ions of* 23 

I’aiafhii^p.iA. use of, for lender - 
mg i emetit waterpioof, 158 
I’.ii ian i fluent, I Id* 

Pai is.^%istie used at, by military 
engineeis, 11 *7 

P.ukei, .1, intioduetion of first 
natmal cement hv. 1, 00 
Pai kei's t emeiil, I. Oif 
Pasley, (Jeneial, <»u the keeping 
quality of nat m al cement 
I el inker, 101 

- t -, on tho ongm of 

» unci etc, I 11 

Paving, stieet, with asphalt, 104 
Peat, use of, as fuel lor the calci¬ 
nation of limestones, 32 
Pebbles, flint, use of, m tube- 
1 mills, M) 

Peg-bo, ud, 51 

P< nta<al(ium tiialummate, 80 
Perm’s automatic apparatus for 
the delcimutation of setting 
time, 187 

- band oven, 114 

Penman system, occurrence of 
lum stones in foimations of, 
23, 31 

Petrol pi oof testa with Super 
cement, 08 
lVtrolenc, 103 

Petroleum, use of, as fuel in 
rotaiy cement Mil ns, 70 
Pink, 72 

Pitch, use of, as a substitute for 
natural bitumen, 104 
Pit sa^fl, 125 
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Plastei^ cements, 108 
r —«—, analysis ©f* 181 
Plaster, efflorescence of, ,168 

-otiParis, 1^8, 111 

-, gffect of Cn setting of 

Portland foment, 91 

.- 1 hardening of, 117 

-, method of manufac¬ 
ture, 111 

-, setting of, 116, 117 

-, saltpetreing of,'168 

-stone, 108 % 

- f calcination of. 111 

-, goring of, 1 1 5 

-, uses of, lift, i 

-stone, grinding of, 115 

-, stucco, 155 

Plastering, methods employed 
in Belgium, 150 

_ t -in England, 150 

_ t -in France, 119 

-, use of chmiam for, 151 

- 1 ul ,o of hard-finish plasters 

for, 151 

-, use of lime for, 148, 150 

-, use of plaster of Paris for, 

148 

Plasters, flooring, 118 

-, hard finish, 119 

__jfr- 1 use of, for plastciing, 

151 

Plmius on mortars, 2, 3 
--on Roman practieo of 

slaking limes, 120 

Poirson on calcium sulpho- 
aluminate, 92 
Polishing stucco, 155 
Poor lime, 16 
Portland cement, 50 

-, action of gypsum or plaster 

of Paris upon, 74, 91 

_ f action of sea-water upon, 

92 fi' 

-, adulteration of, 92 

-, analyses of, 80 

--, analysis of, 180 

--, Belgian natural, cements 

. substituted for, 92 


Portland cement, British Stan¬ 
dard Snpeification (1916), for, 
78,' 79, 94, 183, k84, 188, 190, 
191, 192, m, 195 • 

-, colour of, 77, 78 * 

-, concrete v 141, 145 

-constitution of, 80 

_ t -, according to Asch & 

Asch, 87 

- 1 -, Campbell, 86 

_ t -, -«— Day, Shepherd 

and Wright 82 

_ t - 1 Desch, 87 

t _’-, Ditter & Jesser, 

85* 

- f -. Janecke, 87 . 

_,-,- Janecke and 

Schumann, 85 

__,-, Kappcn, 84 

_ _ y — Kcisermann, 84 

_j_, Klein, 84, 86 

_’-, Le Chatelier, 81 

_ t - 1 —— Neumann, 86 

__ t -, —■— Newberry and 

Newberry, 81 

_ f -,-Rankin, 85 

__ Rankin and 

Wright, 86 

_ _ t _.,-Richardson^ 84 

_,--Tornebohm, 83 

-’ detection of adulterants. 

in, 180 

-, deleterious action ^of sea- 

• water upon, 92 

- } fineness of grinding, tests 

for, 184, 185 

-, free lime in, 78 

_, del man “ Normen,” 78, 

79! 184, 186, 193, 195 

-, invention of, by J. Aspdin, 

4, 50 

-, magnesia, proportion of, in, 

78 

-, mechanical testing of, 182 

-, methods of investigating 

the constitution of, 80 

-, physical properties, 77 

-—■—, testing of, 182 
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Portland cement, oxides of iron 
in, 78 

-, slag cements substituted 

^ for, 93 % 

—setting and hardening of, 
87 

-, setting time, methods of 

testing, 185 

-. soundness, methods of 

testing, 188 

-, stormg^of, 71* 

--, sulphur in, 7!) 

-, tensile strength, method of 

testing, 191 

-, uses of, 130, 110. HI, No 

-, varieties of, 94 

Portland stone, notable to resist 
action of halt pel icing, 170 
Potash, inlluem.e of. on .iitilu ul 
jiydiauhc 1 iiiich 4 4 7 
-m sands eont.iimiig feld¬ 
spars, influence >f on the 
setting of limes, 120 
Potassium carbonate, use of. m 
preparation of Martin's (< ment, 
119 

Potassium cliloij^k cll!oi<"- 
ccnceoflimes,mortals,el< , |( S 

-nitrate m < lllorest om e ot 

limes, mortars, etc., 108 

--silicate, influence of, upon 

* artificial hydraulic limes, 47 

-, ill Portland < ement, 79 

-si^phatc, use of m piepaia- # 

tion of Mack’s cement, 119* 
Pozzolanas, 128 

--, analyses of, by Gallo, 129 j 

-, artificial, 120, 127, 128 J 

-, Bertha r on the coin posit ion 

of, 127 

■-, composition of, 128, 129 I 

-in concrete, 143, 114 

-, uso of, by the am rent ’ 

Greeks, 3 • 

-,-, by the Homans, 1 j 

•-,-, in the manufacture ] 

of artificial hydraulic limes, 
45, 40 


IV/.olanas, use ol, in the maim- 
factuio of p<*/.»)lanic cement J? 
18 . 

— -,*v'it^ line m^he pre¬ 

paration *>f imytaj, 121, 137 

Poz/olame eenientsf 48 - 

— - materials, use V, in^tbo 

manufaeturo *of ait diem I 

h.vdnrtilio limes ,405, 48 

mortar, 130 

IW/llnll, *oun of, 128 

Pic gut uiills, 59 
Ibodin cPgas, uso of, as fuel in 
lime Iglns, 33 0 

. . .is fuel m rotary 

< rmnW kilns, 00, ti7, 70 
Piopoitions of sand mixed with 
lime when making moitai, 137 
I’nU ci i/et, Jeffrey, 59 
Pumnc found in Santoiin earth, 
130 

. use of, as aggregate for 
corn n to, I 12 

l*\lamids of Eg\ pi, use of mortar 
in, 2 

Q 

Quart \ rug of gvpsiti ,111 

ot io< k g\ pHum, III) » 
Quail/. < iiishi d, use ot, m pic- 
paration of nunt.u, 12 » 

- found in Suntoi in i m t li, 
130 

Quart/itc blm ks, list* of, for 
lining tu)>c mills, 00 
Quait/ite, (rushed, use of, m 
preparation of mortar, 120 
Quirk lime, 10 

, absorption of carbon 
dioxide by, 11 

, absoiption of water by, 11 
—, i lystallme, 1(L 

-,-, bydrat.irm of, 18!) 

-, properties of, 10 

-, solubility of, in water, 11 

12 

Qmek-s<*ting cement, 77, 188 . 

• • 
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Ra.lincau de Lille on artificial 
cements' T27 t r 
Rankifl on tlu^ constitution of 
Rortlnnd%;eniont, 80 

- on the setting and harden¬ 
ing of Rortlf-nd cement, 90 

— - and VV^ght, on t he const itn- 
tion til I’oitland cement, 80 

- --- - on thet oust it ut ion of 
.Janeckc's compound, SIi 

Ranxome'.s lot.uy kill* lit* 

Raw lion>. 02 

— matcAals used mr he m.inii- 
tactuie ol l > oill.ind .Lent, 50 

— meal, 02 

Rclmll.it on tin' foun.uion ol 
sulpho-nluminalcs, 92 

-on the netting and hiuden- 

ini» of hvdi.udic cement SS 
Remfott i'd i uneictc, I Hi, 17(1 
Rendering, methods of, I I(>, 170 
Keludeis foi plaster ot l\uis 
111, 117 

Richardson on the constitution 
of Rot Hand cement ilmkei. SI 
Richardson on tin' piopertir-: <>1 
the silaatcs and alumina Us of 
(^alcnmi, 82 

-on the setting and harden¬ 
ing of 1*011land < ement, St 
Rich limes. In. 121. 137 
Rim' Kiln, IlofTm.um, 12, lit 
River-sand, 125 
“ R ” kiln, 05 

Roek emery millstones, 57, ItKi 

-gypsum, I OS, 110 

Rohland on the pait played bv 
gvpsmn or plaster ot Paris 
on the setting of Rottland 
remen', 01 

-on the setting of plaster of 

Rans,!/!' 

-o« (he setting and harden¬ 
ing of Rol l land cement, SS, SO 
Hollers for grinding plastei 
atom 4 , 115 


Homan cement, ^8, 90 

-, introduction of, by Parker, 

4, 99 * 

-, physical propfrtics of, 102 

•——setting %rne of inixVucs * 
of, with sand, J02 

-tensile and crushing 

strength, 103 

Romans, slaking of lime by the, 
120 

- -, use of lime eonerete or 

heton by {he, 141 
1 -, use of mortar by the, 3 

i-, use of pounded bricks or 

i' tiles m mortar by the, 4, 127 
[ Rosetid.de cement, 105, 100 
Rot.u v cement kilns, 03 
di ms, 50 

-kilns for the calcination of 

plaster ot Rails, 114 

I -lime kilfis, 44 

• Roulette mill, 01 
Riidcrsdorf lime kiln, 41 
I Ruggles-Coles dim, 50 
Romford's lime kiln, 42 
Running lime kilns, 37 
| rondil i^ih most favourable 

li> the mu king ot, 38 
! -- - , s|)c( ml forms of, 39 


S 

Salt pet reing of limes, cements, 
'[ and plant eis, 108 

1 -, Longehamp’s theoiy of, 

1 108 

’ —precautions against, 171, 
172 

I Salt, common, accelerating action 
ot, upon the setting of plaster 
of Pans, 117 

1 Salts present in sea-sand, 120 

-m sea-water, 170 

j -, soluble, occurring in etllo- 

lesccnoe on limes, etc., 108 

| -used for rendering cement 

| waterproof, 159 
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Soluble sails found in cflloies- 
ceneo on huie-s, cements, and 
plasters, If*8 

Solubility of gyfsum m vvalei, 
J10 

-of piaster of Pans in water, 

110 

-of quick lime in water, II, 

12 

— of slaked lime m watei, 12. 
13 

Soundness and constancy of 
volume, tests for, 182, J8S, 

l HO. hlO 

Spain, use of Tosea m. 120 
Sjiecilie giavity, deteimmatmil 
of, 182 

of bitumen. 103 
-ol gv j’Mi in, 110 
of lime. It) 

-— - of plastei ol I’ai i''. I III 

- - of Pmtlmd t eluent 
77, 183 

-- of Homan < emem. 102 

--<if i run nts, P.l 

Spissograpli, Nieoi'.s, 187 
Matf, 1.77 
Stage kilns. f>l 

Standard biKpiette foi test. „ 
the tensile st length of < • .mut, 
, 18.7 * 

Stationary kilns. 03 


Strengt^, crushing. of Portland 
cement. 77. 103 

of lime moi t.n. 130 * 
it Ho-endale ( client, 100 
. trll-ll. , of*l ’m tland (fineiit, 
77. 101 

Stu. (o. 117. 1.73 

(cim lit, 1.73. 1.77 
lime, I.73.J5I 
plistei, 1.73.J .7.7 
polishing ol. Io.7 

Stia < os. Italian method of pie 

i-'i • 

• mi I hod . of i oloiii 1114 . lot 
van. Iks ..r I 7 I 

St in ti \ .ml 1 in *4 1 oil mill. <i2 

Sulphall.s, (MI 1 ol. tile 1,1 Use 
of iiusoinidness in Pm 11 md 
(( men!. ISO 

Suiphidi iuil mil vv it h non 
1 (impounds in P 01 tland 
( incut. 70 

Snlpho .1 In mm. 1 1 1 s fm nx d b\ 
tin a. t mn i t s,rt.iti 1 on 


Poitla.nl • • 

iin nt, 02 


Sulplim as si 

dplinf . defein 

nni 

t mn of 111 1 

mn no 


in fm 1 

1 nipl‘i\( d foi 

tin 

( al< mat mu 

of t him slum , ( 

lb. 

in mati 

1 la 1 s llsid fut 

flu 


agglcgati III 1 oik li t( , elb 1 l ol. 


\eel, employment of, m re 
—^foMcd com rete, 110, 147 
\ibbed kiln, 


/on dyeing the colloidal 


jn.sutueiits of Pol tland 


I 12 

m P"i t land ( einent, in ' ion 
M *70 

in Pm t land ( i mi lit. 
maximum tnmunt allow < d bv 


/cement, 81) 

Stokes, improvement of totary 
kiln, 07 

Stone breakers, gyratory, .7.7 



tin Hi di'h St.iiidaid Spi ( iln a 
tmn (Piio), 7‘f 

Sulplni! tiio'ide, detei mmat mn 
of, m lime, 17!) 

,111 piaster* ((•- 

nn nth, I Hi 

Super lenient, ‘ft. 05, 145. 101 
— , 1 iiisliiiig stiength of. 07 

-, ti mill htiengtli of, 07. 08 

-, line of foi building htolllge 

tanks foi petrol, 08 



